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(57) Abstract 

Biodegradable controlled release nanoparticles as sustained release bioactivc agent delivery vehicles include surface modifying agents 
to target binding of the nanoparticles to tissues or cells of living systems, to enhance nanoparticle sustained release properties, and to 
protect nanopaiticlc-incorporatcd bioactive agents. Unique methods of making small (10 nm to 15 nm, and preferably 20 nm to 35 nm) 
nanoparticles having a narrow size distribution which can be surface-modified after the nanoparticles arc formed is described. Techniques for 
modifying the surface include a lyophilization technique to produce a physically adsorbed coaling and epoxy-derivatizaiion to funclionalizc 
the surface of the nanoparticles to covalently bind molecules of interest. The manoparticles may also comprise hydroxy-tcmiinated or 
epoxidc-ienninaied and/or activated multiblock copolymers, having hydrophobic segments which may be polycaprolactonc and hydrophilic 
segments. The nanoparticles are useful for local intravascular administration of smooth muscle inhibitors and antilhrombogenic agents as 
part of interventional cardiac or vascular catheterization such as a balloon angioplasty procedure; direct application to tissues and/or cells 
for gene therapy, such as the delivery of osteotropic genes or gene segments into bone progenitor cells; or oral administration in an enteric 
capsule for delivery of protein/peptide based vaccines. 
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Surface-Modified Nanopartieles and Method of Making and Using Same 
Background of the Invention 

FIELD OF THE INVENTION 

This invention rdates to sustained release drug delivery systems and methods of making same. 
More particularly, the invention relates to surface-modified biodegradable nanopartieles for targeted 
delivery of bioactivc agents, methods of making nanopartieles, novel polymeric compositions for 
making the nanopartieles, and methods of using same. 

DESCRIPTION OF THE RELATED ART 

Site specific deliveiy of therapeutic agents for vascular diseases, or other local disorders such 
as cancer or infection, is difficult with systemic administration of drugs. Drugs administered orally, 
or by peripheral intravenous injection, are distributed throughout the patient's body and are subject 
to metabolism. The amount of drug reaching the desired site is fi-equently greatly diminished. 
Therefore, a larger dose of therapeutic agent is required, which in many cases, leads to unpleasant 
and unwanted systemic ade effects. There is, therefore, a need for drug delivery systems which can 
be applied locally to treat regional disorders. 

In many instances, intravascular administration of therapeutic agents would comprise a 
significant improvement in the art. However, there are special considerations which must be taken 
into account in the development of an intravascular drug delivery system. For example. For 
example, an intravascular drug delivery system must not cause clotting or thrombogenesis. 
Moreover, constant blood flow through the vasculature results in rapid dilution of the drug. There 
is, therefore, a need for a drug delivery system which can safely be delivered intravasculariy and 
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which can be retained at the site of administration to release therapeutic agent over a period of 
time. 

Some of the foregoing and other disadvantages of the prior art can be overcome with . 
injectable microparticles, and in particular, nanopartides. Nanoparticles can enter cells and 

5 penetrate intracellular junctions. However, to date there have been no successful methods to 

confer antithrombogenic properties or cell adhesion properties to microparticles in order to 
enhance adhesion of the microparticles at the site of injection, such as the extracellular matrix 
in a vessel wall and the surrounding tissue, to facilitate drug retention. 

Biodegradable sustained release nanoparticles for intravascular administration of 

10 therapeutic agents would be of extreme value in the treatment of cardiovascular disease such as 
restenosis, for example. Re-obstruction of coronary arteries or other blood vessels, after 
angioplasty, has generally been termed restenosis. Typically, within six months of coronary 
angioplasty, about 30% to 50% of the treated coronary lesions undergo restenosis. The 
processes leading to restenosis likely involve a combination of acute thrombosis following 

1 5 damage to the arterial wall imposed on a background of pre-existing arterial disease. The types 
of active agents which would be useful for site-specific treatment to mitigate and/or prevent 
restenosis cover a broad range, including antithrombogenic agents, growth factors, DNA, 
oligonucleotides, antiplatelet drugs, immune modulators, smooth muscle cell inhibitors, 
cytokines, anti-inflammatory agents, and anti-atherosclerosis agents {e.g., antiiipid agents or 

20 anticalcification agents). 
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Various drug delivery strategies have been devised for pharmacological intervention to 
prevent restenosis. One such strategy involves the invasive placement of periadventitial drug 
deliver systems, comprising controlled release polymer prqsarations, on the outside of blood 
vessels. Expandable balloon angioplasty stents having drug-polymer coatings have also been 
5 investigated. The stent devices are limited, however, to use in situations requiring stent 

angioplasty and suffer the further disadvantage that the amoimt of drug and polymer that can be 

contained in the system is limited to the surface area of the struts and wires comprising the stent. 

» 

Another known approach for preventing restenosis is regional drug therapy involving segmental 
arterial infusions of drugs of interest to retard the events that lead to restenosis. The resulu 

1 0 achieved by the known system have been relatively ineffective due to rapid wash-out of drug by 
the blood flow. There is, thus, a need for sustained release drug delivery devices for local, 
regional, and/or targeted administration of a variety of therapeutic or btoactive agents, to sites, 
such as the vasculature. Of course, the same need exists in many diverse applications, such as 
gene therapy, cancer therapy, treatment of localized infections and inflammatory reactions, and 

1 5 diagnostic imaging. 

One of the problems encountered in the development of sustained release drug delivery 
devices has been finding a suitable biocompatible, bioerodable polymer to serve as a matrix or 
depot for the therapeutic agent. A variety of biodegradable polymers have been synthesized and 
used in the practice of medicine. However, most of these biodegradable polymers are unsuitable 

20 for the manufacture of sustsuned release drug delivery systems, particularly nanoparticles. A 
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commonly used polymer is the polyester, polylactic-polyglycolic add cqx>lymer (PLGA). While 

PLGA is biocompatible, it degrades relatively rapidly. Thus, the use of PLGA for long-term 

sustained release drug delivery systems has been limited. In addition, due to the limited number 

of hydroxyl groups on PLGA, it has been difficult to chemically link a significant amount of 

5 bioactive agent to the polymer chain. There is, therefore, a need for a means of providing 

PLGA, and other non*reactive polymen, with more reactive functional groups for subsequent 

chemical modification and/or linking with bioactive agents of interest. There is also a need in 

» 

the art for biocompatible polymers which have long-term bioerosion characteristics. 

Polycq>rDlactone, another biodegradable polymer used in the medical field, has long-term 
1 0 sustained release potential. In fact, polyoqnolactones have been used for contraceptive systems 

incorporating hydrophobic agents, such as steroids. Unfortunately, polycaprolactones are not 

useful for hydrophilic agents, or for rapid release applications. Polycaprolactone also lacks 

reactive functional groups that can be used to derivatize, or chemically modify, the polymer. 

It would be advantageous to form a new biodegradable polymer, containing the hydrophobic 
1 5 polycaprolactone block, but with more desirable hydrophilic characteristics, i^id biodegradation 

kinetics, and tiie potential for further derivatization (e,g. , through the addition of reactive epoxy 

groups). 

Some researchers have synthesized polylactcme-polyether block copolymers by initiating 
polymerization of lactone monomers using a poly-glycol as an alcoholic-type initiator. However, 
20 this technique results in the formation of a BAB-type block copolymer wherein the hydrophilic 
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segment is in the middle of the block copolymer. This technique has the further disadvantage 

that only low molecular weight polymers can be formed. There is a need for a technique which 

chemically links hydrophobic and hydrophilic copolymer blocks in ABA, BAB, as well as (AB)., 

form so that hydrophobidty and molecular weight of the block copolymers can be tailored as 
5 desired. There is an even greater need for block copolymers having reactive functional groups, 

such as hydroxyl groups, on both ends for ready chemical modification, such as coupling to 

heparin, albumin, vaccines, or other btomolecules of interest. 

It is, therefore, an object of this invention to provide a biocompatible biodegradable 

sustained release drug delivery system for local and/or targeted administration of a variety of 
1 0 therapeutic or bioactive agents. 

It is another object of this invention to provide a sustained release drug delivery system 

for catheter-based local drug delivery at any site which can be accessed through the vasculature, 

or by oth^r interventional means. 

It is also an object of this invention to provide methods of making sustained release drug 
1 5 delivery systems whidi comprise biocompatible biodegradable polymers, and nanoparticles in 

particular. 

It k a further object of this invention to provide methods of making sustained release 
drug delivery systems which comprise biocompatible biodegradable nanoparticles having 
improved properties, such as targeting ability, retention capability, anti*thrombogenicity, and the 
20 like. 



wo 96^0698 



PCT/US96AMM76 



It is yet an additional object of this invention to provide a method of making ultiasmaU 
nanoparticles (e.g., 20 to 35 nm in diameter). 

It is additionally an object of this invention to provide an improved biocompatible^ 
biodegradable polymer having, hydrophobic and hydrophilic characteristics, which is suitable 
5 for making sustained release drug delivery systems. 

It is yet a further object of this invention to provide an improved biocompatible, 
biodegradable polymer having reactive functional groups on the surface which are suitable for 
chemical modification and/or linking with bioactive agents of interest. 

It is also another object of this invention to provide a method to confer reactivity, or to 
10 activate, the surface of biocompatible, biodegradable polymers which are otherwise relatively 
inert. 

Summary of the Invention 

The foregoing and other objects are achieved by this invention which provides a sustained 
release drug delivery system comprising nanopaiticles, preferably surface-modified 
15 nanoparticles. The nanoparticles are a core of biodegradable, biocompatible polymer or 
biomaterial. The average diameter of the nanoparticles of the present invention is typically less 
than about 300 nm, preferably in the range of 100 nm to ISO nm, and more preferably 10 nm 
to SO nm, with a narrow size distribution. 
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The polymeric core may have a bioactive, or bioinacdvet ageni or combination of agents, 
incorporated, embedded, entrained, or otherwise made part of the polymer matrix comprising 
the nanoparticle core. The incorporated bioacdve agent is released as the polymer hydrolyzes 
and dissolves, thereby biodegrading. In addition, the surface modifying agents(s), which are 

5 attached to the surface of the polymer core, are typically also bioactive. The surface modifying 

agent, for example, may assist in targeting the nanoparticles to a desired site (e.g., as an 
antibody) or in retaining the nanoparticles at the site (e.g. , as a cell adhesive). 

As used herein, the terms "biocompatible polymer" or "biomaterial" denote any synthetic 
or naturally-derived polymeric material which is known, or becomes known, as being suitable 

10 for in-dwelling uses in the body of a living being, i.e., is biologically inert and physiologically 
acceptable, non-toxic, and, in the sustained release drug delivery systems of the preseni 
invention, is biodegradable or bioerodable in the environment of use, i.e., can be resorbed by 
tiiebody^ 

Illustrative biomaterials suitable for use in the practice of the invention include naturally- 
1 5 derived polymers, such as acacia, chitosan, gelatin, dextrans, albumins, alginates/starch, and tfie 
like; or synthetic polymers, whether hydrophilic or hydrophobic. 

Biocompatible, biodegradable synthetic polymers which may be used to formutate 
nanoparticles include, but are not limited to, polyesters, such as polylactides, polyglycolides, and 
polylactic polyglycolic copolymers (PLG A); polyethers, such as such as hydroxy-tcrminated poly 
20 (ecaprolactoneypolyetiieror polycaprolactonc(PCL);polyanhydrides;polyalkylcyanoacryl^^^ 
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such as n-butyl cyanoacrylaie; polyaaylainides; poly(orthoesters); polyphosphazenes; polyamino 
adds; and biodegradable polyurethanes. It is to be understood that the term polymer is to be 
construed to include copolymers and oligomers. 

In a preferred embodiment, the biocompatible, biodegradable synthetic polymer is 
polylactic polyglycolic acid co-polymer (PLGA; available from Birmingham Polymers, Inc, 
Birmingham, Alabama). PLGA» for example, is FDA approved and currendy used for surgical 
sutures. Additionally, PLGA is commercially available in a wide range of molecular weights 
with various biodegiadation characteristics. PLGAs suitable for use in the practice of the 
invention have molecular weights in die range of from about 30,000 to 700,000, typically 30,000 
to 90,000, with an intrinsic viscosity ranging from 0.5 to 10.5. 

In anodier preferred embodiment of the invention, the biocompatible, biodegradable 
synthetic polymer is a polycs^irolactone; specifically, novel polycaprolactone-based multiblock 
copolymers which contain hydrophobic and hydrophilic segments. In a particularly preferred 
embodiment, the multiblock copolymer is qx)xy-derivatized and surface-activated as will be 
discussed more completely hereinbelow. 

As used herein, the term *bioactive agent" means a chemical compound, or combination 
of compounds, naturally-occurring or syntiietic, which possess the property of influencing die 
normal and padiologic behavior of living systems. A bioactive can be therapeutic, diagnostic, 
prophylactic, cosmetic, nutritional, etc. In some cases, the bioactive agent can be bioinactive 
in the broad sense; an excipient or filler; an adjuvant, which will act in conjunction, or 
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Gombination» with one or more other bioactive agents; or a surface modifying agent as will be 
defined more completely hereinbelow. 

Of course, the term "bioactive agent' includes pharmaceutical agents, alone or in 
combination with other pharmaceutical agents and/or bioactive agents. 

5 In preferred embodiments of tiie invention, the pharmaceutical agent is a cardiovascular 

agent, particularly a cardiovascular agent which is useful for the treatment of restenosis of 
vascular smooth muscle cells. The cardiovascular agent may be a stimulator, such as platelet 
derived growtii factor, endothelial cell growth factor, fibroblast growdi factor, smooth muscle 
cell-derived growth factors, Interieukin 1 and 6, transfoming growth factor*^, low density 

10 lipoprotein, vasoactive substances (Antiotension 11, epinephrine, norepinephrine, -SHT, 
neuropeptide substances P&K, endotiielin), thrombin, leukotrins, prostaglandins (PGE3, PGLj), 
epidermal growtii factors, oncogenes (c-myb, c-myo, fos), or proliferating ceO nuclear antigen; 
inhibitorsiuich as transforming growth factor-^, heparin-like factors, or vasorelaxant substances; 
antitiirombins, such as heparin, hirudin, or hirulog; antiplatelet agents, such as aspirin, 

15 dipyridamole, sulfinpyrazone, salicylic acid, dcos^ntaenoic acid, ciprostene, and antibodies 
to platelet glyocq)n>tBin nb/DIa; calcium channel blockers, such as nifedipine, verapamil, 
diltiazem; antitensin converting enzyme (ACE) inhibitors, such as captopril or cilazapril; 
immunosuppressants, such as steroids or cyclosporin; fish oils; growtii factor antagonists, such 
as angiopeptin or trapidil; cytoskeletal inhibitors, such as cytochalamis; antiinflammatory agents, 

20 such as dexametiiasone; thrombolytic agents, such as streptokinase or urokinase; and 
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antiproliferatives, such as colchicine or U-S6983 (provided by the Upjohn Company » Kalamazoo, 
MI; hereinafter "1)86"); genetic material suitable for the DNA or anti-sense treatment of 
cardiovascular disease; protein kinase inhibitors, such as staurosporin or the like; smooth muscle 
migration and/of contraction inhibitors such as the cytochalasins, suramin, and nitric oxide- 
releasing compounds, such as nitroglycerin, or analogs or functional equivalents thereof. In a 
particulariy preferred embodiment, directed to the treatment of restenosis, the bioactive agent 
is the cytoskeletal inhibitor, cytochalasin B. 

Of course, genetic material for the DNA or anti-sense treatment of cardiovascular disease 
is specifically included. Illustrative examples are platelet-derived growth factor, transforming 
growth factors (alpha and beta), fibroblast growth factors (acidic and basic), angiotensin II, 
heparin-binding epidermal growth factor-like molecules, Interleukin-1 (alpha and beta), 
Interleukin*6, insulin-like growth factors, oncogenes, proliferating cell nuclear antigen, cell 
adhesion molecules, and platelet surface antigens. 

In still other embodiments of the invention, the bioactive agent is a protdn or pq>tide- 
based vaccine, such as bacterial vaccines, including tetanus, cholera toxin. Staphylococcus 
enterotoxin B, Pertussis, pneumococcus. Staphylococcus and Streptococcus antigens, and others, 
E. Coli (enteropathogenic); and viral vaccine proteins, such as all AIDS antigens, viral proteins 
{e.g., influenza virus proteins, adenovirus, and others), live virus in microcapsules (e.g,, 
attenuated poliovirus), Hqatitis viral components, and Rotavirus components; viral and bacterial 
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polysaccharides; and DNA-based vaccines. In a particularly preferred embodiment, the protein- 
based vaccine is Tetanus-Toxoid. 

In odier embodiments, directed to tlie treatment of cancer, the bioactive agent is an 
anticancer agent, illustratively alkylating agents, such as mechloiethamine. cyclophosphamide, 
ifosfamide, mephalan, dilorambudl, hexamethylmelamine, thiotepa, busulfan, carmustinc, 
lomustin, lomustine, semustine, stq)tozocin, dacarbazine; antimetabolites, such as methotrexate, 
fluoiouiacil, flcxuridine, cytarabine, mero^topurine, thioguanine. pentostatin; natural products, 
such as alkaldds (e.g., vinblastine or vincristine), toxins (e.g., etoposide or teniposide), 
antibiodcs (e.g., soA as dactinomycin, daummibidn, bleomycin, fdicamycin, mitomycin), and 
enzymes, {e.g., L-asparaginase); biological re^XKise modifiers, such as Interfenm-a; hormones 
and antagonists, such as adrenocortocoids (e.g., dexamethasone), progestins, estrogens, anti- 
estrogens, androgens, gonadotropin releasing hormone analogs; miscdianeous agents, such as 
cisplastin; mitoxantrone, hydroxyurea, procarbazine or adrenocortical suppressanu (e.g., 
mitotane or aminoglutethimide). Other examples, specifically include, anticancer genes, such 
as tumor suppressor genes, such as Rb and P*', cytokine-producing genes, tumor necrosis factor 
o-cDNA, cananocmbryonic antigen gene, lyphokine gene, toxin-mediated gene therapy, and 
antisense RNA of E6 and E7 genes. 

Bioactive agents useful in the practice of the invention, include, wittiout Umitation, 
enzymes, such as coagulation feciors (prothrombin), cytokines (plaielet-derivcd growth factor, 
fibn>blast growth factor), ceU adhesion molecules G-Cam, V-Cam, integrin); transport proteins. 
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such as albumin, ferritin, transferrin, calmodulin; and biologically active peptides, such as those 
containing arginine-glycine-alanine (RGD sequence); biopolymcrs, such as nucleic acids (DNA, 
RNA, oligonucleotides (sense and antisense DNA and RNA), protamine, collagen, elastin, 
matrix proteins (e.g., glycoproteins, agrican, glycan); carbohydrates, such as mono- and 

5 polysaccharides, dextran, agar, agarose derivatives, monomeric and polymer-crosslinked 

polysaccharides; protpglycans, such as heparin, heparan, dermatan-sul&te, and related 
macromolecules; lipids, such as phospholipids, cholesterol, triglycerides, lipoproteins, 
^lipoprotdns; synthetic agents, such as detergents, pharmaceuticals (specifically including 
bisphosphonates, ion channel agents, and calcium channel blockers), imaging agents, and 

10 polymers, such as cyanoacrylates, polyamine acids; and crystalline salts, such as 
osteoconductive salts which are conducive to bone-mineral formation, such as calcium 
phosphates, hydroxyapatite, octacalcium phosphate, tricalcium phosphate, or trace metals, such 
as ferric chloride, alumina, aluminum chloride, or zinc, magnesium, or cobalt salts. 

In still further embodiment, the bioactive agent is a nucleic add, specifically an RNA, 

15 DNA, oligonucleotides of RNA or DNA (sense and antisense). Specifically, included are 
osteotro|ric gene or gene segmenu, such as bone morphogenic proteins (BMP2 and 4 and 
others), transforming growth fector, such as TGF-/?l-3, activin, phosphoproteins, osteonectin, 
osteopontin, bone aaloprotein, osteocalcin, vitamin-k dependent proteins, glycoproteins, and 
collagen (at least I and II). 
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As used herein, the term "surfoce modifying agent" is defined as any chemical or 
biological compound, which may be a bioactive agent, having the property of altering the 
surface of nanoparticles so as to perfonn one or more of the following functions: to target 
binding of the nanoparticles to tissues or cells of living systems, to enhance nanoparticle 

5 a^tgtoinfri release properties, including retention at the site of administration, to protect 

nanoparticle-incorpoFated bioactive agents, to impart antithrombolytic effects, to improve 
suspendibility, and to prevent aggregation. 

Surface nuxlifying agents include, but are not limited, various synthetic polymers, 
biopolymers, low molecular weight oligomers, natural products, and surfactants. 

1 0 Synthetic polymers which are useful as surface modifying agents include carboxymcthyl 

cellulose, cellulose, cellulose acetate, cellulose phthalate, polyethylene glycol (Carbowax), 
polyvinyl alcohol (PVA), hydroxypropylmethyl cellulose phthalate. hydroxypropyl cellulose, 
sodium or calcium salts of carboxymcthyl cellulose, noncrystalline cellulose, polaxomers such 
as Pluronic^ F68 or F127 whidi are block copolymen of ethylene oxide and propylene oxide 

15 available from BASF, Parsippany, NJ, poloxamines (Tetronic 908, etc.), dextrans, swellable 
hydrogds ^ch are mixtures of dextrans, such as diethyl amino^yl dextran (DEAE-dextran), 
polyvinyl pyrolidone, polystyrene, and silicates, such as Bentonite or Veegum. 

Natural products, include proteins and peptides, such as acacia, gelatin, casein, albumins 
(ovalbumin, human albumins, e/c. ), myoglobins, hemoglobins, and sugar-containing compounds, 

20 such as tragacanth, sugars, such as sorbitol or mannitol, polysaccharides (e.g., ficoll), and 
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pectin. Various lipids are specifically included, such as lecithin, phospholipids, cholesterol, 
beeswax, wool fait, sulfonated oils, and rosin soap. 

Proteins and peptides specifically contemplated to be within the invention include vascular 
smooth muscle binding proteins, illustratively, monoclonal and polyclonal antibodies, F(ab*)2, 
Fab*, Fab, and Fv fragmenu of antibodies, growth factors, cytokines, polypeptide hormones, 
macromolecular recognizing extracellular matrix recq>tors (such as int^grin and fibronectin 
recq>tors and the like); pq)tides for intracellular stroma and matrix localization, such as any 
peptide having an affinity for extracellular glycoprotein (e.g., tenasdn), collagen, reticulum, or 
elastic fibers. 

In embodiments directed to cancer therapy, for example, surface modifying agents 
include tumor cell binding protdns, such as those associated with epitopes of myc, ras, bcr/Abl, 
erbB, mucin, cytokine receptors (e.g., IL-6, EGF, TGF, myc) which localize to certain 
lymphomas (myc), carcinomas, such as colon cancer (ras), carcinoma (erbB), adenocarcinoma 
(mucins), breast cancer and hqntoma GL-6 receptor), breast cancer (EGF and TGF), 
respectively. 

In embodiments directed to immunization, surface modifying agents include toxins and 
toxoids, such as cholera toxin or toxoid, or fragments of same B^chain) to enhance its uptake 
or increase immunogcnidty. Other surface modifying agents specifically include 
immunosdmulants, such as muramyl dipeptide, block co-polymers (e-g. , Plunmics), Hpid A, and 
die vacdne antigen of the entrapped vaccine. 
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niustrative non-ionic surfactants which serve a surface modifying agents are 
polyoxyethylene sorfoitan fatty acid esters (available commercially from Hercules, Inc., 
Wilmington, DE under the trademark Tween), soibitan fatty acid ester (available commercially 
from Henniles, Inc. under the trademark Span, fatty alcohols, such as cetyl alcohol or steaiyl 

5 alcohol, alkyl aryl polyether sulfonate (available from Sigma Chemicals, St. Louis, MO under 

the trademark Triton X), dioctyl ester of sodium sulfDnsuccinic acid (available from Atlas 
Powder Company. Wilmington. DE under the trademark Aerosol OT*). Anionic surfoctants 
include sodium dodecyl sulfate, sodium and potassium salts of fatty acids (sodium oleate, sodium 
palmitate, sodium steaiate, efc), polyoxyl stearate (Mryj*, Atlas Powder Company). 

1 0 polyyoxylcthylene lauryl ether (Brij*, Atlas Powder Company), sorbitan sesquioleate (Araccl*. 
Atlas Powder Company) triethanolamine, fatty adds, such as palmitic acid, stearic acid, and 
glycerol esters of fetty acids, such as glycerol monostearate. Exemplary cationic surfactants 
include didodecyldimethyl ammonium bromide (DMAB), cetyl trimcthyl ammonium bromide, 
benzalkonium chloride, hexadecyl trimethyl ammonium chloride, dimethyldodecylaminopropane, 

1 5 N-cetyl-N-ethyl morphoUnium ethosulfate (Atlas G-263, Atlas Powder Company). 

The aforementioned bioactive agents and surface modifying agents are illustrative only. 
Any bioactive agent and/or sarhcc modifying agent which can be incorporated into a 
biocompatible, biodegradable matrix and/or attached to the surface of polymer, such as by 
coating or covalent attachment, is within the contemplation of the invention hcrdn. Broadly, 

20 the classification of bioactive agents has been broken down into categories dqwiding on the 
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method used to incorporate them in nanoparticles based on the hydrophobicity/hydrophilicity of 
the agent. 

In acoordanoe with a method emtx)dinient of the present invention, nanoparticles may be 
prepared by what is generically termed herein as an "in-solvent emulsification-evaporation* 
technique using single (oil-in*water) or multiple emulsifications (water-in-oil-in-water) depending 
upon whether the incorporated bioactive agent is hydrophobic or hydrophilic, or a 
protein/peptide-based hydrophilic agent, such as DNA<ontaining agents. For a semipoiar 
bioactive agent, a co-solvent system using a combination of polar and nonpolar solvents is used 
to form a single organic phase to dissolve both the bioactive agent and polymer which, when 
emulsified in an aqueous phase, forms an oil*in-water emulsion. 

For hydrophobic bioactive agents, the polymer and hydrophobic active agent(s) are 
dissolved in an organic solvent. The organic solution is added dnQ>-wise to an aqueous solution 
of a detergent, surfactant, or other emulsifying agent, with sonification (IS to 6S Watts energy 
ou^t over a period of 30 seconds to 20 minutes, preferably about 10 minutes) to form a stable 
emulsion. The sonification takes place over an ice bath in order to keep the polymer from 
melting. Emulsiiying agent is typically present in the aqueous solution in an amount ranging 
from about 0.1% to 10% w/v, and preferably about 1% to 3% w/v. The organic solvent is 
evaporated from the emulsion. The nanoparticles are separated from the remaining aqueous 
phase by centrifugarion, or preferably ultracentrifugation (120,000 to 145,000 g), washed with 
water, and re-centrifuged and decanted. 
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The washed nanoparticles are lesuspended in water by sonicadon (illustratively, 65 Watts 
for one minute over an ice bath) and, in some embodiments, lyophilized for storage and/or 
subsequent procesang* Lyophilization is done by first fireeang the nanoparticle suspension over 
dry ice for 30-60 minutes and then lyophilizing in a lyophilizer (such as Model FM 3SL plus, 

5 sold by The Virtis Company, Inc., Gardiner, NY) at temperatures of from about ranging from 

bout -30^ C to -55* C under a vacuum of 500 millitorr or less for a period of time of at least 
24-48 hours. In specific embodiments herdn, lyophilization was conducted at a temperature of 
-55"* C and vacuum at 55 millitorr for 24-48 hours. The lyophilized nanoparticles are stored at 
4* C in an anhydrous environment. 

10 The nanoparticles are stored in a desiccated form inasmuch as water can erode the 

polymer. The nanoparticles may be sterilized by radiation, such as gamma radiation (2.S Mrad) 
or electron beam technology, as is known in the art In the alternative, the nanoparticles may 
be prepared in a sterile environment, using sterile components. Of course, other means of 
sterilizing the nanoparticles can be employed. In addition, the nanoparticles may be stored at 

1 5 room temperature, but are preferably stored at 4* C. 

Suitable surfactants useful in the practice of method embodiments of the present 
invention, for making oll-in-watcr emulsions {e.g.. Examples 1, 8, and 20), include without 
limitation, polyvinyl alcohol; polyoxyethylene sorbitan fatty acid esters sold commercially under 
the trademark Tween (Hercules, Inc, Wilmington, DE); polyethylene glycols; tricthanolamine 

20 fatty arid csten, such as tricthanolamine oleate; sodium or potassium salts of fatty acids, such 
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as sodium oleate; sodium buiyl sulphate; cellulose acetate; polaxomen such as Pluronic^ F68 
or F127 which are block copolymcn of ethylene oxide and propyloie oxide available from 
BASF; and quaternary ammonium compounds, such as didodecyldim^yl ammonium bromide 
(DMAB). For making water-in-oil emulsions (e.g., first emulsion in multiple emulsion 
Examples 5 and 10)» sorbitan esters of fotty adds, such as those marketed under the trademark 
Span by Hercules, Inc., fatty alcohols, fatty acids, and glycerol esters of fatty adds, such as 
glycerol monostearate, are preferred. 

For hydrvq>hilic bioactive agents, a technique using a co-solvent system has been 
developed. The polymer is dissolved in a nonpolar organic solvent, such as methylene chloride, 
chloroform, ethyl acetate, tetrahydrofuran, hexafluoroisopropanol. or hexafluoroacetone 
sesquihydrate. The water-soluble bioactive agent is dissolved in a semipolar organic solvent, 
such as dimethylacetamide (DMAQ, dimethylsulfoxide (DMSO), dimethylformamide (DMF), 
dioxane, and acetone. When combined, the result is an organic phase incorporating both 
polymer and bioactive agent The organic phase is emulsified in an aqueous solution of an 
emulsifying agent as described with respect to the techiuque for hydrophobic bioactive agents. 

In some embodiments, an agent can be added to the organic solution to favor partitioning 
of the hydrophilic bioacdve agent into the organic phase upon solidification of the nanoparticles. 
As an example, a fatty add salt, such as sodium palmitatc, an anionic agent which forms a 
complex with a cationic drug, such as ibutUide, to force the ibutilide into the organic phase. 
Other agents which fiivor partitioning into the organic phase mdude agents that affect the pH 



wo 9d/20698 PCT/US96/00476 



-19- 

of the aqueous phase, or that increase the viscosity of the aqueous phase. Specific examples of 
agents favor partitioning^ include without limitation, cationic and anionic lipids (depending upon 
the charge of the bioactive agent), and multivalent, polycationic agents, such as protamine or 
polyamino adds, including polylysine and polyarginine. 
5 While proteins and vaccine antigens, for example, are highly water-soluble, a multiple 

emulsion technique was developed for forming protein-containing nanoparticles. In this 
technique, the water-soluble proteins are dissolved in distilled water to form a first aqueous 

4 

phase. The polymer is dissolved in a nonpolar organic solvent such as chloroform or methylene 
chloride. The protein-containing aqueous solution is emulsified in the organic solution with 

10 sonification to form a water-in-oil primary emulsion. A secondary emulsion is formed by 
emulsifying the primary emulsion into an aqueous solution of an emulsifying agent to form a 
water-in-oil-in-water emulsion. The organic solvent is then evaporated from the water-in^il-in- 
water emulsion. The resulting nanoparticles are separated from the remaining aqueous phase 
by centxifiigation, washed, and lyophilized as previously described. 

1 5 The surface of the pre-formed biocompatible, biodegradable nanoparticle core may be 

modified to obtain various advantages. For intravascular targeting of local drug therapy, for 
example, it would be useful to enhance retention of the nanoparticles by the arterial wall by 
incorporating fibronectin, for example. For use as a vaccine, It would be useful to enhance the 
immunogenicity of the particles for better adjuvant properties . In diis case, immunostimulants, 

20 such as muramyl dipeptide, Interieukin-2, Lipid A, and die vaccine antigen, such as cholera 
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toxin or the B-chain of cholera toxin, could be incorporated and/or adsorbed to the surface of 
the nanopaiticles. Of course, the possibilities are numerous, and specifically include 
antithrombogenic agents and mucoadhesives, for example. 

Other advantages include targeting to cells, proteins, or matrix, protection of the 

5 incorporated bioactive agent, and enhancement of sustained release characteristics. In addition 

to the foregoing, the surfiace can be mo(fified to increase shelf life, such as by building-in a 
desiccant to prevent aggr^ation. Moreover, placing a surfactant or detergent on the surface, 
such as DMAB, or a sugar or polysaccharide, such as mannitol, ficoll, or sucrose, mitigates 
against the need to sonicate when the stored, desiccated nanopaiticles are resuspended prior to 

10 use. 

Surface modification of pre-formed nanopartides is particularly advantageous since it 
avoids complications with chemical compatibility which could lead to failure of particle 
formation, In a method aspect, the surface of pie-formed nanopartides can be modified by 
adsorbing, or physically adhering, at least one surfiice modifying agent to the nanopartides, 

1 5 without chemical bonding. 

One advantageous method for adsorbing a surface modifying agent to the nanopartides 
comprises the steps of suspending the nanopardcles in a solution of the surface modifying agent, 
or agents, and freeze-drying the suspension to produce a coating on die nanopartides. In this 
preferred method embodiment, the pre-formed nanopartides are suspended in a solution of 

20 sur&ce modifying agent in distilled water, in a concentration ranging from about 0.5% to 15% 
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w/w, and preferably about S%. Typically the suspension contains about 100 mg to 1 gram of 
nanoparticles, and in the embodiments presented herein, about 200 mg. 

In other embodiments of the invention, the surface modifying agent is covalently linked 
to the pre-formed nanopartides. In a preferred advantageous embodiment of the invention, a 
method has been developed to incorporate reactive epoxide side chains into the polymeric 
material compridng the nanc^nrticles, which reactive side chains can covalently bind other 
molecules of interest for various drug delivery applications. This technique is particularly useful 
inasmuch as the polylactic polyglycolic acid co-polymers widely used in drug delivery research 
for biod^radable formulations inherently lack reactive groups, and therefore, are difficult to 
derivatize. 

In a method aspect, the nanopartides are subjected to at least partial hydrolysis to create 
reactive groups on the surface which, in the case of PLGA, are hydroxyl groups. However in 
the case of PLGA. However, it is to be understood that the reactive functional groups on the 
polymer may also be amino, anhydrides, carboxyl, hydroxyl, phenol, or sulfhydryl. After 
reactive functional groups are created, the nanopartides are then contacted with reactive 
multifunctional qxixide compounds to form epoxy-activated nanopartides. The epoxy-activated 
nanopartides will chemically bond to reactive groups on bioactive agents, which reactive groups 
may be amino, anhydrides, cart)oxyl, hydroxyl, phenol, or sulfhydryl. 

The epoxy compounds suitable for the practice of the present invention may be 
monomers, polyepoxide compounds, or epoxy resins. Illustrative reactive bifuncdonal or 
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polyfiinctional qx>xides suitable for use in the practice of the invention include, without 
limitation, I,2<q)0xides such as ethylene oxide or 1,2-propylcne oxide; butane and ethane di- 
glycidyl ethers, such as diglyddyl butanediol ether, ethanediol diglycidyl ether, or butanediol 
diglycidy] ether (available from Aldrich Chemical, St. Louis, MO); erythritol anhydride; the 

5 polyfiinctional epoxides sold under the trademark Denacol by Nagasi Chemicals, Osaka, Japan; 

q>ichlorhydrin (Aldrich Chenucal, St Louis, MO); enzymatically-inducible epoxides available 
from Sigma Chemicals, St. Louis, MO; and photo^polymerizable qxixides (Pierce, Rockford, 
IL). In preferred embodiments, the qx>xy compounds are Denacol qpoxides which are 
polyfiinctional polyglycerol polyglyddyl ethers. For example, Denacol EXS12 has 4 epoxides 

.10 per molecule and Denacol EXS21 has S epoxides per molecule. 

In a specific preferred embodiment, the polymer is contacted with the multifunctional 
epoxide compound in the presence of a catalyst. Suitable catalysts include, but are not limited 
to, tertiary amines, guanidine, imidazole, boron trifluoride adducts, such as boron trifluoride- 
monoethylarmne, biqdiosphonates, trace metals (cg.f Zn, Sn, Mg, Al), and ammonium 

1 5 complexes of the type PtiNHj + AsF^.. In other embodiments, the reaction can be photoinitiated 
by UV light, for cxanqile, in the presence of an appropriate catalyst, which may be titanium 
tetrachloride and ferrooene, zirconooene chloride, cartxm tetrabromides or iodoform. 

In yet another method aspect of the invention, the surfiice modifying agent may be 
incorporated as part of the polymer matrix comprising the nanoparticle. In a specific illustrative 

20 embodiment of this aspect of the invention, nanoparticles having an incorporated surface 
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modifying agent which is a bioadhesive, specifically cyanoacrylate, are formed by including a 
cyanoacrylate-containing polymer, such as isobutyl cyanoacrylate, in the organic phase. When 
the nanoparticles are formed by an in-solvent emulsificadon-evaporation technique (see Example 
14), the cyanoacrylate becomes part of the polymer core. Other polymen which would impart 

5 a bioadhesive effect include hydrogels and Pluronics. 

In yet another embodiment of this aspect of the invention, the polymer core is a novel 
qx)xy-derivatized and activated polyc^rolactone. Block copolymers having hydrophobic and 
hydrophilic segments are synthesized by multiple reactions between hydroxyl end groups and 
qx>xide groups in an illustrative reaction scheme comprising at least the following steps: 

1 0 (a) dissolving a first polymer-diol in an organic solvent; 

(b) adding a multifunctional epoxide in excess to the dissolved first polymer-diol so 
that one of the epoxide groups of the multifunctional epoxide reacts with hydroxyl groups on the 
ends of the first polymer-diol to form an epoxide end-capped first polymer (block A); 

(c) adding an excess of a second polymer-diol (block B) to the epoxide end-capped 
1 5 first polymer block A to form a hydroxy-tcrminatcd BAB-type triblock copolymer. 

The multifunctional epoxide suitable for use in the practice of this aspect of the invention 
include l,2-qx)xides, 1,2-propylene oxides, butane and ethane di-glycidyl etiiers, erythritol 
anhydride, polyfiinctional polyglycerol polyglycidyl ethers, and epichlorhydrin. 

In some embodiments, the first polymer-diol is hydrophobic, illustratively 
20 polycapiolactone, polylactides, polyglycolidcs, and polylactic-polyglycolic acid copolymer. The 



wo 9600698 



PCTAJS96/00476 



second polymer-diol, therefore, is hydrophilic. Illustrative hydrophilic polymer-diols include, 
but are not limited to polyethylene glycol, polaxomers, and poly(propylene oxide). In other 
embodiments, the first polymer-diol is hydrophilic and the second polymer-diol is hydrophobic. 
Advantageously, the molecular weight of the first polymier-diol can be expanded by 

5 epoxide reaction prior to combination with the second polymer-diol in order to control the 

physical properties of the resulting multiblock polymer. Further, the method steps outlined 
above can be repeated to produce multiblock polymers of any desired chain length. In a 
preferred embodiment, hydroxy-terminated polymers can be further reacted with a 
multifunctional epoxide to form an epoxide end-capped polymer. Multiblock copolymers in 

1 0 accordance with the present invention have hydrophobic and hydrophilic segments connected by 
epoxy linkages and are hydroxy-terminated or epoxide-terminated with a molecular weight 
between about 6,000 to 100,000 as measured by gel permeation chromatography and intrinsic 
viscosity.. 

An qx>xide*terminated multiblock polymer can then be reacted with bioactive agent(s) 
1 5 having at least one functional group thereon which reacts with epoxide groups, such as amino, 
anhydrides, caiboxyl, hydroxyl, phenol, or sulfhydryl. Of course, hydroxy-terminated polymers 
can react with bioactive agents either through the terminal hydroxy groups, or through the 
poly functional epoxide groups present in the polymer chain. 

In order to use the nanoparticles in a practical embodiment, they may be reconstituted 
20 into a suspension with distilled water or normal saline at physiological pH and osmolarity. 
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Other suitable suspending media include triglycerides, physiologic buffers, serum or other 
senim/plasma protein constituents, or tissue culture media with or without serum. Of course, 
excipients and additives of the type well known in the art for use in conjunction with 
pharmaceudcal compositions may be added. Such excipients specifically include complexing 
agents and permeation enhancers, such as cyclodextrans, and osmolarity adjusting agents such 
as mannitol, sorbitol, and ficoll. 

In an alternative embodiment, nanoparticles may be provided in an injectable suspending 
medium which gels after a^lication to the region of injection. For example, the suspending 
medium may be a poloxamer, such as those sold under the trademark Pluronic by BASF, or 
collagen (Type I, Type n or procollagen) which are liquid at 4* C, but solidify at 37* C. Other 
exemplary suq)ending media for this embodiment, include hydrogcls, such as prepolymeric 
acrylamides which may be catalyzed to form a water-containing gel, cyanoacrylates, and fibrin 
glue (a fibrinogen solution which turns to fibrin after it is injected; commercially available from 
multiple sources, including Ethicon, Somerville, NJ). 

Typically, the nanoparticles are present in the injectable suspension at a conoentradon 
ranging from 0.1 mg nanoparticles per ml suspending fluid to 100 mg nanoparticles per ml 
suspending fluid. For the embodiments containing 1786, a hydrophobic antiproliferative agent, 
for example, 15 mg nanoparticles per ml is a preferred upper limit rince a higher amount causes 
arterial damage. The dosage of bioactive agent carried by the nanoparticles in suspension, of 
course, depends on the amount incorporated in the process. A person of ordinary skill in tht 
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art would be able to ascertain the dosage for efficacy and the requisite amount of nanoparticle- 
containing suspension required to administer the required dosage. It is to be understood that the 
nanq»iticles may be adapted for administration by other routes, such as orally or to the mucous 
membrane, or may be administered intramuscularly or subcutaneously. 
5 Nanoparticles made in accordance with the principles of the invention biodegrade in 

periods of time ranging aie 30 days or less to 6 months or more. Based on prior experience 
with PCL in sustained release dosage forms, it is anticipated that embodiments where the 
biodegradable polymer is PCL can provide sustained release of bioactive agent for up to 3 years. 



Brief Description of the Drawing 

10 Comprehension of the invention is fecilitated by reading the following detailed 

description, in conjunction with die annexed drawing, in which: 

Fig. 1 is a graphical rq>resentation of the in viiro release of a hydrophobic bioactive 

agent, U86, from nanoparticles made in accordance with the present invention which have been 

subjected to sterilizing gamma radiation; 
15 Fig. 2 which is a graphical representation of the effect of surface modification and 

suspension media on the uptake of U86-containing nanoparticles expressed a fig nanoparticles 

per 10 mg artery specimen in the ex viw canine model; 
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Fig. 3 is a plot of neoindmal/media area ratios (NI/M) plotted against the total injury 
index as a measure of vascular as induced in porcine arteries by an overinflated catheter balloon 
following administration of U86-containing nanoparticles of the present invention; 

Fig. 4 is a graphic representation of the inhibition of restenosis^ expressed as the NI/M 
5 ratio, following the local administration of dexamethasone-containing PLGA nanoparticles after 

triple angioplasty-induced injury in rats; 

Fig. 5 is a schematic representation of a synthetic procedure for coupling an epoxide 
compound to an hydroxyl end-group of polymeric nanoparticles, specifically PLGA 
nanoparticles, and subsequent coupling of the resulting epoxide-terminated polymer with heparin; 
10 Fig. 6 which is a graphical representation of the in \iiro release of heparin from 

nanoparticles of the type shown as compound 25 in Fig. S, as measured by radioactivity, 
expressed as a percent of bound heparin released over time (days); 

Fig, 7 is an illustrative reaction scheme for the production of block copolymers having 
a hydrophobic PCL segment and a hydrophilic segment, which may be a hydrophilic polyether; 
1 5 Figs. 8-11 show the spcctrz of starting materials for making the block copolymers in 

accordance with the illustrative reaction scheme of Fig. 7, specifically a polycaprolactonc-diol 
(PCL-diol), the hydrophilic polaxomer Pluronic F68 (F68), polyethylene glycol (PEG E4500), 
and a multifunctional epoxide (Denacol EX2S2), respectively; 

Fig. 12 is the spectrum of an hydroxy-terminated block copolymer having hydrophobic 
20 (PCL) and hydrophilic (F68) segments are linked by an epoxide (EX2S2); 
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Fig. 13 is the spectrum of an hydroxy-terminated block copolymer having hydrophobic 
(PCL) and hydrophilic (PEG) segments linked by an epoxide (EX252) with a 75:25 molar ratio 
of PCLtoPEG; 

Fig. 14 is the spectrum of an hydroxy-termiiiated block copolymer of the type shown in 
5 Fig. 13, but having a 60:40 molar ratio of PCL to PEG» and therefore, a greater proportion of 

hydrophilic polymer than the copolymer shown in Fig. 13; 

Fig. 15 is a graphic representation of the percent of albumin (BSA) remaining in 
hydroxy-terminated PCL/F68/PCL nanoparticles made in accordance with Example 18 as 
function of time, in days, as compared to the amount of albumin remaining in a physical 
10 mixture, or dispersion, of BSA with the PCL/F68/PCL nanoparticles; 

Fig. 16A through 16C are graphical representations of the stability of the heparin coupled 
to nanoparticles comprising the triblock copolymers of Table 15 expressed as % bound heparin 
remaining in the nanoparticles over time in days, specifically the triblock copolymers are an 
expanded PCL homopolymer (PCL/PCL/PCL), and hydroxy-terminated ABA triblock 
15 copolymers of polycaprolactone and Pluronic F68 (PCL/F68/PCL) or polyethylene glycol 
(PCL/PEG/PCL) as compared to intimate physical mixtures of heparin and the triblock 
copolymers; 

Fig. 17 is a gr^hical representation of the in vitro release of the hydrophobic bioactive 
agent U86 from heparin-coupled nanoparticles of triblock copolymers as in Fig. 16. expressed 



WO 96/20698 



PCT/US96m>476 



-29- 

as the perceni of U86 released over time in days, as compared to the in vitro release of U86 
from PLGA heparin-coupled nanoparticles; 

Fig. 1 8 is a gn^hical rq)resentation of the in vitro release of dexamethasone, as a percent 
released over time in days, for nanoparticles of triblock copolymers as in Fig. 16 (Table 17); 
5 Fig. 19 which is a graphical representation of the in vitro release of albumin (BSA) 

released from ABA triblock copolymer films having 15% BSA loading and a thickness of ISO 
^m expressed as the % BSA released over time in days; 

Fig. 20 is a graphic representation of the in vitro release of cytochalasin-B from PLGA 
nanoparticles prepared in accordance with a method of the invention expressed as the percent 
•10 of total cytochalasin-B released over time (in days); and 

Fig. 21 is a graphical representation of the immune response resulting from subcutaneous 
immunization of rates with Tetanus Toxoid loaded nanoparticles, as measured by IgG (/xg/ml), 
at 21 days and 30 days post-immunization, as compared to the immune response in rats 
following subcutaneous immunization with conventional Alum-Tetanus Toxoid conjugate; and 
1 5 Fig. 22 is a plot of luciferase activity (CPM//ig protein) in COS cells transfected with 

specimens of DNA (luciferase)-containing PLGA nanoparticles made in accordance witii die 
present invention. 
Detailed Description 

In order to form nanoparticles in accordance witii the present invention, it is important 
20 to reduce ti)c intcrfacial energy at the liquid-liquid interface during processing. The reduction 
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in interfacial eneigy results in formation of a spontaneous and stable emulsion. Reduction in 
interfacial energy can be attained by addition of appropriate emulsifiers to either one, or both, 
of the aqueous or oiganic phases. 

In addition to the use of s^ipropriate surfactant(s), optimization of different formulation 

5 factors, such as the relative volume of tiie two liquid phases (1:9 is optimal as the internal to 

external phase ratio, however, ratios ranging to about 4.5:5.5 are suitable), and the concentration 
of the polymer and bioactive agent in each, contributes to the overall particle size. The input 
of external energy during the emulsification procedure, such as by an homogenizer or sonicator, 
results in the formation of extremely small droplets of one liquid in the other liquid phase. 

1 0 Evaporation of tiie organic solvent solidifies the liquid droplets into small solid particles, termed 
the "polymeric core" in tiiis application. Bioactive agent dissolved in either an aqueous or 
organic phase becomes part of the polymeric core matrix. 

Tt)e following are specific examples of nanoparticies and methods of making same in 
accordance with the invention: 

15 L Methods of M aViny Nanoparticies 

^ Method for Inm rporaring Hvdrophobic Bioactive Agents 

E^^amplc 1: 

In a typical procedure for incorporating a hydrophobic bioactive agent into nanoparticies 
in accordance wiUi the above-described method aspect. 200 mg of polymer and 60 mg drug are 
20 dissolved in 10 ml of an organic solvent, such as distilled methylene chloride. The organic 
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dnig/polymer solution is added drop-wise over a period of one minute (with sonication at 55 
Watts of energy output from a probe-type sonicator) to 40 ml 2% w/v aqueous PVA solution 
(average molecular weight 30,000 to 70«000) that had been saturated with methylene chloride 
and filtered. The PVA solution was saturated with methylene chloride because methylene 

5 chloride, which is partially soluble in water, would cause the polymer to separate from the 

drug/polymer solution immediately upon its addition into the aqueous phase because of diffusion 
of methylene chloride into water* Avoiding premature precipitation aids the creation of an 
emulsion having a relatively uniform particle size distribution. Filtration of the PVA solution 
prior to use is helpful since commercially available PVA (Sigma, St. Louis, MO) contains a 

10 small fraction of high molecular weight PVA molecules (> 70,000) which are not soluble in 
water. Sonication is continued for a total of 10 minutes at 55 Watts. This results in the 
formation of an oil-in-water emulsion. After 18 hours of stirring at room temperature over a 
magnetic stir plate to evaporate the solvent, nanoparticles are recovered by centrifugation at 
145,000 g. The recovered nanoparticles are washed three times with distilled water, 

15 resuspended again by sonication in 10 ml distilled water over an ice bath, and lyophilized at - 
eO'^under 100 millilorr vacuum for 48 hours. The lyophilized nanoparticles are dried in a 
dessicator for another 48 hours and stored at 4"" C in a dessicator until use. 

PLGA-ltpid nanoparticles were made by dissolving 130 mg PLGA in 10 ml methylene 
20 chloride. A Bpid solution (4 ml; available in chloroform at a concentration of 10 mg Upid 
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per/ml from Sigma, St. Louis, MO) was added to the PLGA solution to form an organic phase. 
In this embodiment, the lipid is L*a-dioleoy]phosphatidylethanolamine. A hydrophobic drug, 
which in this example is U86 (60 mg), is dissolved in the organic phase. The organic phase was 
emulsified by sonication into 40 ml 2.5% w/v aqueous PVA to form an oil-in-water emulsion. 

5 The organic solvent was evaporated by stirring the emulsion in an open container for 16 hours. 

Nanoparticles were recovered by ultracentrifugadon at 140,000 g, washed three times with 
water, and lyophtlized. The PLGA*lipid nanqiaiticles were recovered in about 60% yield, with 
U86 loading of 26%. The mean particle diameter was 100 ± 39 nm. 

In this example, the second bioactive agent which is a lipid, functions both as a 

10 partitioning agent and a surface modifying agent. 

Examplg 3; 

The hydrophobic drug, dexamethasone is formulated into PLGA nanoparticles by the 
following, illustrative procedure. 

600 mg PLGA is dissolved in 24 ml methylene chloride. Dexamethasone (200 mg) is 
1 5 dissolved separately in a combination of 4 ml acetone and 2 ml ethanol. The dexamethasone 
solution is added to the polymer solution to form an organic phase. The organic phase is 
emul^fied into 120 ml 2% PVA solution to form an oil*in-water emulsion. Organic solvents 
arc evaporated at room temperatures with stirring over a stir plate for 18 hours. Nanoparticles. 
thus formed, axe recovered by ultracentrifiigation, washed Oirce times with water, resuspended 
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and lyophilized. This procedure forms nanoparticles in 60% yield, with a drug loading of 
15.5% w/w, and average particle size of about 160 nm: 
EMmplc HQ; 

PLXjA nanoparticles containing ciprostene, a hydrophobic prostaglandin antagonist 
5 (Upjohn, Kalaniazoo, MI), were made in accordance with the techniques of Example 1 relating 

to hydrophobic agents, but using a co-solvent system comprising a polar and semipolar organic 
solvent. 

In a typical procedure, 300 mg PLGA is dissolved in a mixture of 7 ml methylene 
chloride and 3 ml acetone. Ciprostene (70 mg) is dissolved separately in 3 ml dimethyl 

10 acetamide and mixed with the polymer solution to form an organic phase. The organic phase 
is emulsified in 30 ml of 2% PVA solution, adjusted to pH 4.5 with monobasic sodium 
phosphate, using a prcrt>e sonicator set at 65 Watts of energy output for 10 minutes to form an 
oil-in-wat^r emulsion. The emulsion is stirred for 18 hours. Nanoparticles are recovered by 
ultraoentrifugation, washed three times with water, resuspended and lyophilized. The pH was 

15 adjusted to favor partitioning of the drug into the organic phase to improve entrapment 
efficiency. 

The ciprostene-loaded nanoparticles had a small mean partide size. At 21.6% w/w drug 
loading, the mean particle diameter was 97.4 ± 38 nm. Another batch of nanoparticles, having 
15.5% drug loading, had a mean particle diameter of 82.8 ± 54 nm. When subjected to in vitro 
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release studies (phosphate buffer at pH 7.4, 37'' C), 100% of the incorporated drugs were 
released by 65 days and 40 days, respectively. 

Using standard in vitro platelet aggregometry techniques, a dose-response curve was first 
developed with free ciprostene to determined its inhibitory potency against standard ADP- 
induced platelet aggregation. The IC50 for the drug in this experiment was roughly 0*28 tkglrvX. 
Concentradons of PLGA nanoparticles ranging from 0.3 to 30 ^g/ml (actual ciprostene 
concentration of 0.06 to 6 /xg/ml due to 20% drug loading) were added to platelet rich plasma 
samples heated to 37* C. The platelet inhibitory effects were monitored after 1 minute. The 
ICjo for the polymer-incorporated ciprostene was 0.59 pg/mL Non-drug containing PLGA 
nanoparticles, as controls, had no obvious effects on the aggregation profile of pig platelets to 
the agonist ADP. A comparison of the IC50S of the free ciprostene and the nanoparticle- 
incorporated ciprostene suggests that roughly 39% of the polymer-loaded drug becomes available 
to the platelets in the in vitro system. 

^ Mi^thod for Inc orpoKiring Hvdrophilic Bioactive Aeents 
Example 4 : 

An illustrative example of incorporating a hydrophilic bioactive agent, ibutilide, into 
PLGA nanopartides is given below. 

In a typical example, a fatty acid solution is formed by dissolving 93 mg of palmitic acid 
sodium salt in a co-solvent system consisting of 2.25 ml dimethyl acetamide and 3 ml methylene 
chloride. The fetly acid solution is wanned over a water bath (temperature <40^ C) until a 
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clear solution is formed. PLGA (275 mg) and ibutilide (25 mg; molar ratio of fatty acid to 
ibutilide is 5:1) are added to the fatty acid solution and are stirred until the solution forms a 
clear gel. While still warm, the dear gd-like solution is added to 20 ml 2% PVA solution 
piqnied in borate buffer saturated with methylene chloride (50 mM/ pH 9.0, prepared by 

5 adjusting the pH of boric acid with 5 N HQ). The combination is sonicated at 65 Watts of 

energy for 10 minutes for form an oil-in-water emulsion. The emulsion is stirred over a 
magnetic stir plate for 18 hours. Nanoparticles are recovered by ultracentrifugation at 145*000 
g, washed three times widi water, resuspended in water and lyophDized for 48 hours. In this 
particular embodiment, the nanoparticles were produced in 60% yield with an average particle 

10 diameter of 144 nm and 7.4% w/w drug loading (Sample 22 on Table 3). 

A partitioning agent, which in this case is an anionic fatty acid (palmitic acid) forms a 
complex with the cationic drug, ibutilide, due to ionic interaction. The complex thus formed 
is hydrophobic and, therefore, partitions into the organic phase. Since the complex is also ionic, 
it will separate again, during bioerosion, into drug and £atty add to release drug from the 

1 5 nanoparticles. 

The ratio of senupolar to nonpolar solvents in the co*solvent system depends upon the 
solubility of the drug and the polymer. The proportion must be adjusted so that the co-solvent 
system dissolves both drug and polymer. A person of ordinary skill in the art would be able to 
sdect the right combination of solvents on the basis of their polarity for any given drug/polymer 

20 combination. 
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Method for In corporating Protein/Peptide Hvdrophilic Btoactive Agents 

faamplc g: 

A multiple water-in-oil-in-water emulsion technique used to incorporate an exemplary 
protein, bovine serum albumin (BSA), into nanoparticles. 

5 In a typical preparation BSA (50 mg) is dissolved in 500 /xl water. A polymer solution 

is prepared consisting of PLGA (ISO mg) dissolved in S ml methylene chloride. The BSA 
solution is emulsified into the polymer solution with 65 Watts of energy output from a probe 
sonicator to form a primary water*in-oil emulsion. The primary emulsion is further emulsified 
into a PVA solution (2.5% w/w, 40 ml, 30,000 to 70,000 M. Wt.) by sonication at 65 Watts 
.10 for 10 minutes to form a multiple water-in-oil-in-water emulsion. The multiple emulsion is 
stirred over a stir plate for 18 hours to remove organic solvent. Nanoparticles are recovered by 
ultracentrifiigation, washed three times with water, resuspended, and lyophiltzed. The yield of 
BSA-containing nanoparticles made by this technique was 57%. The average panicle diameter 
was 160 nm with 18% w/w drug loading. 

15 IL Mrthnd for MaMnf? Ultrasmall Nanoparticles 

Example 6; 

In another preferred specific illustrative embodiment, ultrasmall nanoparticles are formed 
in accordance with the principles of the invention by a technique using a co-solvent system 
which has been developed to further reduce the interfacial energy so that ultrasmall emulsion 
20 dropleu arc formed. Ultrasmall nanoparticles are defined herein as having a mean diameter of 
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between about 10 nm to SO nm, and more preferably 20 nm to 35 nm. In addition to the co- 
solvent system, increasing the amount of energy dpplied with the sonicator probe from 35 to 65 
Watts contributes to the smaller size of the particles. Also, the use of certain emulsifying 
agents, particularly DMAB, contribute to the production of ultrasmall nanoparticles. Other 
cationic detergents, notably cctyl irimethyl ammonium bromide (CTAB), hexyldecyl trimethyl 
ammonium chloride (CTAC), have been found to produce similar results. 

In a typical example, the co-solvent system is a combination of a nonpolar organic 
solvent, such as methylene chloride, chloroform, or ethyl acetate, and a semi*poIar organic 
solvent, such as acetone, dimethyl sulfoxide (DMSO), or dimethyl acetamide. 

Polylactic polyglycolic acid copolymer (100 mg) and bioactive agent are dissolved in 5 
ml of an organic co-solvent system of dichloromethane and dimethylaceiamide (2:3 by volume) 
to comprise an organic phase. The organic phase is emulsified in an aqueous phase (20 ml) 
containing 2.0% w/v PVA (9,000-10,000 molecular weight, 80% hydrolyzcd) by sonication 
using a probe sonicator with an energy output of 65 Watts for 10 minutes in an ice bath. The 
emulsion is stirred for 18 hours at room temperature. Then, the emulsion is dialyzed for 18 
hours using dialysis tubing of molecular weight cut-off 12,000 to 14,000. The particles are then 
lyophilizfid for 48 hours and desiccated. 

While Example 6 is directed to maldng ultrasmall nanoparticles incorporating a 
hydrophobic agent, the technique is applicable to hydrophilic agents. A multiple emulsion 
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technique (water*in-oil-in-water), similar to Example 5, may be used wherein the hydrophiltc 
bioactive agent is dissolved in the aqueous phase. 
IL 5;urfacg Modification Techniaues 

T^le 1 below is partial listing of surface modifying agents, their intended results, and 
suggested methods of incorporating the surface modifying agent to the nanoparticles. This list 
is intended to be illustrative, and in no way should be construed as limiting the types of surface 
modifying agents contemplated in the practice of the invention. A person of ordinary skill in 
the art would be able to select appropriate modifying agents for a given purpose. 
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TABLEl 



NANOPARTICLE SURFACE MODDICATIONS 


Surface 

MODmCAITONS 


Reason for Mobihcaiion 


MEraoDS OF Incorporation 


Hqiarin 


To introduce an anti- 
coagulation factor 


Cross-linked to nanoparticle 
with epoxide 


L-alpha- 

phosphBtidylethanolajninc 


Positively charged lipid 
to improve arterial uptake 


Incorporated into nanoparticle 
with organic phase 




Bioadhesive Polvmer 


Incornorated into nanonarticlc . 
with organic phase 


Epoxide 


For greater crosslinldng 
reactivity 


covalently coupled to 
PLGA nanoparticle 


Fibronectin 


A protein, natural cell adhesive 
with collagen-specific binding 


Adsorbed onto 
nanoparticle surface 


Ferritin 


Receptor specific protein 


Adsorbed onto 
nanoparticle surface 


Lipofectin 


Positively charged lipid, 
ugh affmity for cell membranes 


Adsorbed onto 
nanoparticle surface 


Didodecylmethylam* 
monium Bromide (DMAB) 


Cationtc detergent 


Adsorbed onto 
nanoparticle surface 


DEAE-Dextian 


Cationic Polysaccharide 


Adsorbed onto 
nanoparticle surface 


Fibrinogen 


Clotting Factor 


Adsorbed onto 
nanoparticle surface 


Polyclonal Antibody 


General targeting 


Adsorbed or covalently coupled 


Monoclonal Antibody 


Highly specific targeting 


Adsorbed or covalently coupled 


Calcium Phosphates, 
Barium Sulfates 


Osteoconductive 


Adsorbed onto 
nanoparticle surface 
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As is evident from Table 1. the invention herdn contemplates multiple methods of 
modifying the surface. 

A. Adsorption o f Surface Modifying Agent 

In one technique, the surface of pre-formed nanoparticles is modified by providing a coating 
of a surface modifying agent which is physically adhered or adsorbed. 

In a typical method for providing an adsorbed coating, the surface nuxiifying agent is 
dissolved in a solvent to form a solution and the pre-formed nanopardcles are suspended in the 
solution. The suspension is then freeze-dried to form a coating which is physically adhered, but 
not chemically bonded. More particularly, nanoparticles are suspended in water (usually at a 
concentration of 10 mg/ml) by sonication. Then, a measured amount of surface modifying agent, 
either in solution or in dry form is added to the suspension. If the surface modifying agent is 
provided in solution, the solvent should not dissolve tiie nanoparticles. Suitable solvents include 
polar solvents, such as water, aqueous buffer, saline, elhanol-water, glycerol- water, or 
combinations thereof. In a typical case, the measured amount is SX w/w of surface modifying 
agent per mass of nanoparticles. However, it is contemplated that amounts of surface modifying 
agent may range from 0.5% to 15%. The surface modifying agent-containing suspension of 
nanoparticles is lyophilized in a lyophilizer at 0* C to -55* C in a vacuum of 500 millitorr or less 

for at least 24-48 hours. 

It should be noted tiiat the concentration range for die bound surface modifier is given for 
purposes of illustration only, and can be varied by those of skill in the art because it is greaUy in 
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excess of the therapeutically effective amount. The ability to ineversibly bind a high concentration 
of surface modifier to the biomaterial, thereby targeting the bioactive agent to the site of use and/or 
conferring advantageous properties to the biomateriai, is a significant advantage of this invention 
over the prior art. 

5 Example 7; 

In a typical procedure, the surface modifying agent DMAB is dissolved in 10 ml water by 
gentle vortexing. Nanoparticles mg, U-86 loaded PLGA nanoparticles made in accordance with 
Example 8) are suspended in the aqueous DMAB solution by sonication for 30-60 seconds over an 
ice bath. The surface-modified nanoparticle suspension is then lyophilized as usual. 
10 £^ Incorporation of the Surface Modifying Agent Into the Polvmer Matrix 

If the surface modifying agent is water insoluble, it preferably is incoxporated into the 
organic phase of the emulsion while formulating the nanoparticles. 

Example 8: 

A method of in-solvent emulsification*evaporation is used to incorporate hydrophobic 
15 bioactive agents into nanoparticles. In the specific illustrative embodiments herein, U86 or the 
adrenocortocoid, dexamethasone, are model hydrophobic bioactive agents. PLGA and drug are 
dissolved in S ml methylene chloride. The PLGA-drug mixture is emulsified in 40 ml 2.S% w/v 
aqueous PVA (M. Wt. 30,000-70,000) with sonication using a microtip probe sonicator (Heat 
Systems, Model XL 2020, Misonix Inc., Farmingdale, NY) at an energy output of 65 Watts, over 
20 an ice bath for 10 minutes. The emulsion is stirred for 16 hours at room temperature to permit the 
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methylene chloride to evaporate. The nanoparticles arc recovered by ultracentrifugation at 141,000 
g. The recovered nanoparticles are washed three times with water and lyophilized for 48 hours. 
The nanoparticles are stored in desiccated form. The U86-containing nanoparticles were obtained 
in 80% yield, contained 15.5% w/w drug, and had an average particle diameter of 1 10 nm. The 
dexamethasone-containing nanoparticles were obtained in 80% yield, contained 16.05% w/w drug, 
and had an average particle diameter of 108 nm. 

Additional formulations of U86-containing nanoparticles, and surfiace modified nanoparticles, 
made in accordance with Example 8. are given in Table 2 below. Table 2 also gives data relating 
to yield, percent drug-loading, and size in nm. All of the surface modifying agents shown on 
Table 2 were incorporated as part of the polymer matrix of the PLGA nanoparticles, i.e., were 
added into the polymer solution during formulation in accordance with the procedures of this 
example. The surface modifiers are palmitic acid (PA), beeswax (Wax), both hydrophobic 
materials, isobutyl cyanocrylate GBCNA), a bioadhesive, and dioleoylphosphatidylethanolamine 
(DOPE), a phospholipid to enhance uptake of the nanoparticles. The numbers which appear in 
conjunction with the identification of the surface modifying agents are the weight, in mg, of surface 
modifying agent used in the formulation, e.g., sample 11 contained 108 mg of IBCNA. 
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Hydiophilic-drug loaded nanoparticles were prqjared in accordance with the method of 
Example 4. Table 3 gives several formulations for the ibutilide-containing PLGA nanoparticles, 
as well as yield, percent drug-loading, and size in nm. The additive set forth in Table 3, palmitic 
acid, functions as a partitioning agent as described in Example 4. 
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faamplc 9[ 

In a typical procedure to incorporate heparin in PLGA nanoparticles, 30 mg heparin is 
dissolved in 500 /il water and the solution is cooled to 4'' C. Pluronic F-127 (10 mg) is added to 
the heparin solution as a viscosity enhancing agent to favor entrapment of heparin in the 

5 nanoparticle matrix core. The mixture is emulsified with sonication (55 Watts energy output for 
10 nunutes over an ice bath) with a solution of PLGA (150 mg) in methylene chloride (5 ml) to 
form a water-in-oil emulsion. The water-in-oil emulsion is further emulsified into 20 ml 2.5% 
aqueous PVA solution by sonification for 10 minutes at 55 Watts. The result is a water-in-oil-in- 
water multiple emulsion. The multiple emulsion is stirred over a magnetic stir plate for 18 hours 
.10 to evs^rate the organic solvents. Nanoparticles may be recovered by ultracentrifugation or use 
of an Amicon* (Amicon Inc., Beverly, MA) filtration system. The recovered nanoparticles are 
washed free of un-en trapped heparin and lyophilized. The yield for the instant metiiod is 45% with 
an average* particle size of 90 nm and 4.8% w/w drug load. Evaluation of the hepahn-containing 
nanoparticles by standard APTT testing for anticoagulation activity demonstrated that the heparin- 

1 5 containing nanopaitides had a coagulation time of > 200 seconds as compared to 13.7 second for 
control nanoparticles which were PLGA nanoparticles without heparin. 

Nanoparticles containing tetanus toxoid were prepared in an identical procedure to Example 
5 excq>t tiiat the tetanus toxoid (TT) solution (500 fi\) contained 11 mg TT and 1 mg surfactant, 
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Pluionic F-127. The yidd of TT-containing nanoparticles was 60% with an average particle size 
of 241 nm and drug loading of 4% w/w (sample 2S on Table 4). 

Additional fonnulations of BSA and/or TT-containing nanoparticles, with a Pluronic F-127 
additive are set forth in Table 4. In diis case, Pluronic F-127 performs a dual ftinction. It acts as 
a viscosity enhancing agent to favor partitioning and contributes to the formation of a stable 
emulsion. In the case of vaccines, such as in the TT-containing nanoparticles, Pluronic F-127 also 
acts as an adjuvant to enhance immune response. 
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Rcnerifncntal Results: 

in vitm Release Studies 

in vitro Release studies were conducted on the nanopaiticles made in accordance with 
Examples 8» 4, and 5 using a double diffusion chamber wherein the two compartments of the 

5 diffusion chamber are separated by a Millipore (100 nm pore size; Millipore Corp., Bedford, MA) 
membrane. The donor side of the chamber was filled with a nanoparticle suspension (S mg 
nanoparticles per ml physiological phosphate buffer (pH 7.4, 0. 154 mM). The receiver side was 
filled with the same buffer. The diffusion cells were placed on a shaker (110 rpm) in a 37° C 
room. Periodically, a sample of buffer was withdrawn from the recdver side and replaced with 
.10 an equal quantity of fresh buffer. The drug levels in the receiver buffer were quantitated by HPLC 
or other analytical methods. The data was used to calculate the percent drug released from the 
nanoparticles over time. 

The. in vitro release studies of nanoparticles containing U86 showed an initial burst effect, 
followed by release at an exponentially decreasing rate. Similar release rates were observed for 

1 5 hydrophilic and/or protein-containing nanoparticles. Gamma sterilization (2.5 Mrad) did not affect 
the in vitro release chaiacterisdcs of U86 from the nanoparticles as shown in Fig. 1 which is a 
gra4)hical representation of die in }Atro release of a hydrophobic bioactive agent, U86, from 
nanoparticles made in accordance with the present invention which have been subjected to 
sterilizing gamma radiation. 
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Size distribution may be measured by a laser deftactomeier» such as the Nicomp 370 
Dynamic Laser light Scattering Autocoirelator (Nicomp Particle Sizing Systems, Santa Barbara, 
CA) or similar equipment. A suq)ension of nanopaiticles (1 mg/ml) in water of normal saline is 
prepared by sonication just prior to analysis. Nanoparticles prepared in accordance with the 
invention were typically less than 200 nm, and generally in the range of 80-160 nm. The particle 
size distribution analysis of the nanoparticles revealed a uniform and narrow size distribution. 

Scanning electron micrographs were taken of nanoparticles which had been mounted and 
sputtered with gold. The results demonstrated that the particles are of uniform dimensions a with 
smooth surfaces and the absence of any free drug granules. 

^jf vivo Arterial Uptake Studies in a Doe Model 

Nanoparticles made in accordance with the principles of the invention were evaluated, ex 
vivo for arterial uptake as a result of surfoce modificadon. A dog carotid artery was removed, 
flushed with normal saline to remove blood, and held uut (2.7 cm length) by tying the ends to two 
glass capillary tubes separated by a distance of 2.1 cm on a glass rod. The bottom end of the 
arterial segment was temporarily ligated so that a nanoparticle suspension (2.5 to 10 mg/ml) 
introduced into the top end under 0.S psi pressure was retained in the artery segment. After 30 
seconds, the bottom end of the artery was opened and a lactated-Ringers solution was passed 
through the artery segment from the top end for 30 minutes at a flow rate of 40 ml/hour. A 2 cm 
segment of the artery was cut from the device, homogenized, extracted, and quantitated for drug 
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levels by HPLC. Knowing the extraction efficiency and drug loading of the particles, the amount 
of nanoparticles retained by the artery segment was calculated. 

In a specific example, PLGA nanoparticles loaded with U86 were manufactured in 
accordance with the method of Example 8. The unmodified embodiment (sample IS, Table 2), was 
5 used as a control for comparative puiposes, i.e., to illustrate the greater degree of retention 
achieved with the various surface-modified particles. Surface-modified nanoparticles, as identified 
on Table 5, were prepared in accordance with the techniques set forth herein (sample 17 on Table 
2). 

Coatings of either 5% DMAB (samples 40-43) or S% DEAE-Dextran (samples 44-46) were 
10 placed on the sample nanoparticles by the freeze-drying technique described hereinabove. The 
results of arterial retention of the surfoce-modified nanoparticles in the er vivo dog model are 
shown on Table IS. Nanoparticles modified with 5% w/v didodecyldimethyl ammonium bromide 
(DMAB-S%) were the most effective, resulting in 11.4 times more retention of nanoparticles as 
compared to the unmodified nanoparticles (PLGA). 
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TABLE5 



EFFECT OF SURFACE MODDFICATIC 
NANOPARTICLE UPTAKE IN £Jir V/ 


>NS ON U^ 
VO MODEL 


SAMPLE DESCRIPTION 


SIZE 
(nm) 


U-S6 
Loeding 

;::% . 


Amount of Pwttde 
Retention in Aftoy 


(mi/2 
cm 
ftitery 


RAtio to 
Sample 15 


Efficiency 
% 


15 


PLGA only 


144±47 


20.4 


29.91 


1 


n.96 


30 
31 
32 
33 


Epoxtdo 

HCfMIUI 

Fibfooeclia 
Ferritin 


120±4O 
120±4O 
144 ±47 
144 ±47 


20.4 
20.4 
20.4 
20.4 


48.31 
73.51 
52.73 
42.44 


1.62 
2.46 
1.76 
1.42 


19.32 
29.40 
21.09 
16.98 


34 

35 
36 
37 


IipofectuiO.5% 
Lipofecun 0.5%* 
DMAB. 2.5% 
DMAB, 5.0% 


144±47 
144 ±47 
144±47 
144±47 


20.4 
20.4 
20.4 
20.4 


139.6 
177.71 

83.67 
340.87 


4.67 
5.94 
2.78 
11.40 


55.84 
35,54 
33.47 
68.17 


38 
39 


Upid N4(PLGA*Upid 
LACN«(PLGA-Cyan. 2/8 


123±37 
133 ±35 


21.1 
16.0 


68.07 
92.00 


2.28 
3.08 


27.23 
36.80 


40 
41 
42 
43 


DMAB, 5.0% 
DMAB. 5.0% 
DMAB. 5.0% 
DMAB. 5.0% 


102±4O 
102±40 
102±40 
I02±40 


26.7 
26.7 
26.7 
26.7 


128.15 

89.17 
161.61 
197.12 




34.17 
23.78 
43.10 

52.57 


44 
45 
46 


MB-11.DEA£-Dezina5.0 f 1 
MB-11,DEAE-Dextnii5.0 #2 
MB-n,DEAE-I>exlfao5.0 #3 


102±40 
102±40 
102±40 


26.7 
26.7 
26.7 


92.99 
187.77 
96.88 




24.80 
50.07 
25.83 


• 

* 


CooceBtnlmof MP siupeonoii is 5 mg/ml. 
All otben m 2^ mg/inl. 
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In addition to DMAB and DEAE-dextran, 5% fibrinogen was placed on PLGA nanoparticles 
by the freeze-drying technique. The PLGA nanoparticles had a mean particle diameter of 130 ± 
35 nm and a 14.6% drug loading prior to the s^ypltcation of the fibrinogen. The particles were 
suspended in normal saline or a 1:1 mixture of serum and saline and injected into the ex Wvo dog 
5 experiments, the mean ± SE uptake of nanoparticles in a 10 mg segment of artery was 38.03 ± 
2.42 Mg. 39.05 ± 3.33 /ig. and 52.30 ± 4.0 Mg. respectively, for 5% DMAB. 5« DEAE*dextran, 
and 5% fibrinogen. 

To summarize the results, surface modification of nanoparticles with DMAB improves 
retention to tissue. DEAE-dcxtian modified nanoparticles have an increased viscosity in 

10 suspension. Fibrinogen-modified nanoparticles facilitate thrombus formation, thereby aggregating 
the spheres and significantly improving arterial uptake. A combination of DMAB and fibrinogen, 
for example, would cause initial adhesion, followed by thrombus formation, to secure the 
nanoparticles to the arterial wall for long-term effect. 

In addition to surface modification, the concentration of nanoparticles in tiie infusion 

1 5 suspension affected tiie retention of nanoparticles to die arterial wall in the ex vivo canine model 
as shown in Table 6 for samples 31 and 34 of Table 5 suspended in normal saline at the listed 
concentrations. 
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TABLE6 



EVALUATION OF U-86 NANOPARTICLE UPTAKE I 
EFFECT OF PARTICLE CONCETOHATION IN 


N EX VIVO MODEL 
SUSPENSION 


Original NP Cone. 
In SuspensitMi 


NP Uptake in Artery Measured 
WithHPLC 
NPConc. in Extract Otg/ml) 


Amount of NP Uptake* 

ipi%J2 cm artery) 




Sample 31 - Heparin 


5 


78.81 


56.29 


10 


133.21 


95.15 


Sample 34 - LipofectioD 


2.5 
2.5 
5 


195.44 
179.39 
248.80 


139.60 
128.13 
177.71 



• Calculated from tbe coDceotntion in artery extract and Ibe establiibcd 70% (iatenial itaiidardizatioa) of 



wuioputicle recovery from artery by Ifae extraction procedure. 

Table 6 shows that an increase in nanoparticle concentration in the suspension enhances the 
uptake of nanopartides by the arterial wall. 

Various suspending media were investigated in the ex Ww canine model for their effect on 
nanoparticle retention. Nanopartides (Sample 19 on Table 2) were surface modified with DMAB 
and DEAE-Dextran. Samples of the surfiace-modificd particles were suspended in distilled water, 
10% v/v aqueous DMSO. or 25% v/v aqueous glycerin. DMSO was used to enhance permeability 
of the arterial wall and glycerin was used to induce transient hypertonic shock at the site of 
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admiiustradon to enhance drug delivery across the biologic membranes. The results are shown in 
Fig. 2 which is a graphical representation of the effect of surface modification and suspension 
media on the uptake of U86-containing nanoparticles expressed a ng nanoparticles per 10 mg artery 
specimen. As shown in Fig. 2, an osmodc shock, such as induced by a hypertonic solution 

5 (glycerin-water), or the inclusion of a tissue permeability enhancing agent (DMSO) in the 
suspending medium improves uptake of the nanoparticles by the arterial wall. 

The entrapment efficiency for nanoparticles made in accordance with the methods at 8, 4, 
and 5 is about 70-80% for hydrophobic drugs, about 45% for hydrophilic drugs, and, 57-67% for 
proteins and vaccines. Typical drug-loading for the various types of nanoparticles are 4% to 28% . 

10 The effect of drug-loading on retention was studied with DMAB-modified nanoparticles and the 
results are shown on Table 7. Interestingly, higher drug loading resulted in lower retention. This 
phenomenon very likely reflects a critical change in the hydrophilicity/hydrophobicity characteristics 
of the nanoparticles which affects their ability to reside in the arterial wall. It is hypothesized that 
higher loadings of the hydrophobic drug U86 gives the particles less affmity with the highly 

15 hydrophilic arterial wall. However, reducing the loading of U86 allows a more favorable, or 
overall, hydrophilic reaction. 
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TABLE? 



U-86 NANOPARTICLE UPTAKE BY ARTERY IN EX VIVO MODEL USING 
DMAB-MODIFIED PLGA NANOPARTICLES TESTED AT 37*C 

. Effect of Particte Size and Drug Loading ■ 



Sample Desciq>tion 


Size 
(nro) 


U-86 
Ijoading 
(») 


Amouot of Particle RetentioD in 
Artery 


(ltg/2 eib aitecy) 


Retention 
Efficiency (%) 


IS DMAB-S.0% 
IS DMAB-S.Oft 


144±47 
144±47 


18.4 
18.4 


278.64 
340.87 


55.73 
68.17 


17 DMAB-5.0% 


102±40 


26.7 


128.15 


25.63 


17 DMAB-5.0% 


102±40 


26.7 


89.17 


17.83 


17 DMAB-5.0% 


102±40 


26.7 


161.61 


32.32 


17 DMAB-5.0% 


102±40 


26.7 


197.12 


39.43 



in vivo Arterial U ptake Studies in a Rat Model 

Nanqnrticles made in accordance with the principle of the invention were evaluated for in 
vivo uptake and retention. The left carotid artery of rats, male Sprague-Dawley weighing 400-500 
g, were exposed. A 2F Fogarty embolectomy balloon catheter (BSI, Minneapolis, MN) was used 
to lemove the endothelial layer of the exposed artery. A 1 mm incision (also known as an 
arleriotomy) was made with an arteriotomy scisson in the rat*s left or right common carotid artery, 
which was xtstrained by 3-0 silk ligatures to prevent bleeding. A Fogarty catheter (sized 2-0 
French) was inserted into the incision and advanced into the arterial segment to the distal ligature. 
The balloon tip of the catheter was inflated with carbon dioxide and the catheter was pulled back 
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and forth three times to create and arterial injury by denuding the endothelium. The catheter was 
then removed. At the same arterial incision, a catheter was inserted into the artery for infusing a 
nanoparticle suspension (200 into the injured section of the carotid artery while the distal end 
of the artery was temporarily ligated. The catheter was removed after 60 seconds and the port was 
closed. The distal end of the carotid artery was opened to resume normal blood flow. After 2 
hours, both left and right carotid arteries were harvested. The drug level in tiie artery samples was 
quantitated to evaluate nanoparticle retention in vivo. In a second set of experiments, nanopaiticles 
were prepared so as to contain a fluorescent dye, Rhodamine B. The harvested carotid arteries 
were frozen and cross-sectioned to study the histology and location of the particles in the arterial 
walls. 

DMAB and DEAE-Dextran modified nanoparticles, Samples 40 and 43 on Table 5, were 
used in this in vivo rat model to demonstrate tiiat nanoparticles are preferentially taken up at the 
location of infusion (left carotid artery) as compared to tiie right carotid artery. The results for 10 
mg segments ofleft carotid artery (n«= 11 rats) as compared to right carotid artery are: 7.77 ± 1.46 
fig nanoparticles as compared to 2.98 ± 0.27 ^g nanoparticles. Similar results were c*servcd with 
dexamethasone-loaded nanoparticles (2.7 ± 1.3 /ig nanoparticles per 10 mg segment of left carotid 
arteiy as compared to an undetectable amount in the right carotid aitery (n«9 rats; detection limit 
of 0.1 MS^mg). 

Histological examination of fluorescent-labeled nanoparticles which were loaded with 
dexametiiasone (15% w/w; Example 3) also revealed significant presence in the arterial wall. 
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Dexamethasone-PLGA nanopaiticles containing Rhodamine B as a fluorescent marker were 
suq)ended in normal saline (SO mg/ml) and infused into rat carotid artery after triple balloon 
angioplasty denudation as described hereinabove. Multiple (four) infusions are made with each 
infusion consisting of 75 fd nanoparticle suspension. Arterial segments were harvested at different 
5 dme periods (24 hours» 3 days, 7 days, and 14 days) and ciyosectioned to observe the presence of 
nanoparticles with a fluorescence microscope. Fluorescent activity was observed in the artery until 
7 days post-infiision. 

Long Term i n vivo Attmal Uptake Studies in Animal Models 

(1) Kgs 

10 In addition to the in \nvo studies with rats, the nanoparticles were tested on pigs, weighing 

between about 30-40 lbs. In each subject pig, the elastic lamina of the coronary artery was 
ruptured by over inflation of a balloon tip catheter* A nanoparticle suspension (2.S to 10 mg/ml 
in normal saline) was infused at the location of the injury by a Wolinksy (28 or 96 hole) or D-3 
balloon catheter (Sci-Med, Minneapolis, MN) at 1*3 atmosphere pressure over 1 to 5 minutes. 

1 5 After 2-6 hours, the coronary arteries were harvested and quantitated for drug levels to calculate 
nanqKirticle retention. 

The results an in given in Table 8 for nanoparticles loaded with U86, having the indicated 
sur&ce modification. Nanoparticles vwth DMAB surface modification were retained in higher 
amounts than unmodified nanoparticles. The increased binding demonstrates the tissue specific 
20 increase in affinity for the surface modified nanoparticles. 
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The amount of nanoparticles in the artery after one hour of blood circulation was not 
detectably different from the amount in arteries which were harvested immediately. This result 
indicates that the nanoparticles have penetrated into the issue and/or cells and can not be washed 
away easily. The fluorescence microscope examination confirmed the retention. No significant 

5 difference was seen between the results of delivery with the two types of catheters (Wolinsky and 
Dispatch). Lower and relatively steady plasma U86 levels were observed after the local delivery 
of nanoparticles as compared to an iv injection of U86 solution. 

U86 loaded-PLGA nanoparticles (1S% w/w) with 5% DMAB surface modification and a 
particle size between 100*149 nm were suspended in normal saline at a concentration IS or 30 

1 0 mg/ml. The nanoparticles (MP) were administered to pigs which were sacrificed at 30 minutes or 
after one hour. The results are shown on Table 9* 
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La 


15.73 
27.33 
52.12 


28.24 ± 14.17 


26.34 
19.70 


6.12 
9.51 


I3| 

a. 


44.53 
40.51 
50.02 


45.98 ± 4.48 


51.16 
43.68 


46.80 
40.97 


Total Volume 
Delivered 
(ml) 


2,.0 
2..0 
8.0 




2..0 
2..0 


q q 

CN CN 


1 

O 

z-. 


Delivery 
Time 
(sec.) 


G %n ^ 




o o 

CN CN 


o o 

CN CN 


1 IN VIVO RETENTIO 


Cone, of 

NP 
(mg/mi) 


in *n in 




m in 


o o 


Device 
and 
Time 


Wolinsky 
(30 minutes) 


Mean ±SD 


Dispatch 
(30 minutes) 


Dispatch 
(1 hour) 
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Delivery of a high concentration (30 mg/ml) of nanoparticles showed an average of about 
45 fig uptalce per 10 mg dry artery in in vivo pig studies. The length of the left anterior descending 
coronary artery (LAD) segment utilized for this measurement is about l.S cm and weighs about IS 
mg (dry). Therefore, roughly 1 cm of treated LAD will be able to uptake about 45 /ig 

5 nanoparticles by local delivery. There is about 7 /^g net U86 in 1 cm of treated artery. 

In addition to the foregoing, controlled release of U-86 from PLGA nanoparticles locally 
administered to pigs following balloon angioplasty-induced injured with a Sci-Med Dispatch catheter 
resulted in significant inhibition of restenosis as compared to saline and non^nlrug containing PLGA 
controls. Fig* 3 is a plot of neointimal area divided by medial area ratios (NI/M) plotted against 

10 the total injury index for the artery as standardized by Upjohn laboratories (Am. Heart J. . Vol. 
127» pages 20-31 , 1994). The Upjohn test quantifies the severity of vascular damage (injury index) 
and the extent of neointimal (NI) hyperplasia (proliferation index) induced by over-inflation of the 
balloon. T1)e injury index is the internal elastic lamina fracture length divided by the internal elastic 
lamina circumference x 100. The data shown on Fig. 3 demonstrate a statistically significant 

1 5 reduction in restenosis with regional release of U86 from nanoparticles or the present invention. 
(2) Rats 

Similar long-term in vivo studies were conducted using rats. DMAB-modified U86- 
containing PLGA nanoparticles (U86 at 14.6% loading; mean particle size 130 ± 35; suspension 
ccmcentration of 10 mg/ml of normal saline were infused into the left carotid artery of rats and 
20 subseqwntly harvested at 2 hours, 1 day, and 2 days post-injection. The amount of nanoparticles 
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(ftg) in a 10 mg segment of left artery was 9.00 ± 0.28; 9.19 ± 0.28; and 7.95 ± 0.41, 
respectively. The right carotid artery of each rat was used as the control. The amount of 
nanoparticles Otg) in a 10 mg segment of right carotid artery was 1.01 ± 1.55; 2.77 ± 0.24; and 
0.51 ± 0.60, respectively. 

5 In studies employing PLXiA nanoparticles incorporating dexamethasone (15% w/w), rats 

were subjected to triple angioplasty injury of the carotid artery. The rats were divided into three 
experimental groups: controls (nanoparticles with no bioactive agent), animals receiving 
intraperitoneal injection of nanoparticles containing dexamethasone, and animals to which 
dexamethasone-loaded nanoparticles were injected into the site of injury. After two weeks, the 

10 injured arteries were harvested and analyzed. Fig. 4 is a graphic representation of the inhibition 
of restenosis following the local administration of dexamethasone-containing nanoparticles 
(statistically significant; p> 0.006). The data is expressed as the NI/M ratio as described 
hereinabove. 

Acute in vi vo Studies of Arterial Uptake in Dogs 

15 in vivo Experiments were conducted with dogs, using the DMAB, DEAE*dextran, and 

fibrinogen (5%) surface-modified PLC A nanoparticles made in accordance witii the method of 
Examples 8 and 7. 

Dogs under general anesthesia were subjected to a triple balloon angioplasty of both femoral 
arteries using a Bard angioplasty catheter. Following denuding of the endothelium, the damaged 
20 femoral s^ment was isolated with Ugatuits and filled with a small volume (200 §il) of a S mg/ml 
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suq)ension of nanoparticlcs in nomud saline at one atm pressure. The arterial wall was repaired 
to prevent bleeding, and after 60 seconds, blood was permitted to flow through the artery. After 
30 minutes, the animal was euthanized and the both the damaged artery and the contralateral artery 
were retrieved for analysis by HPLC, The results show that fibrinogen enhances uptake somewhat 
5 as compared to control in both the ex vivo and in vivo studies. Between 40 and 50% of the 
nanqnrticles suspended in the artery for the one minute isolation period were actually taken up by 
the arterial wall. Virtually no nanoparticles were defected in the contralateral artery. Moreover, 
the fibrinogen coated nanoparticles had nearly one and a half time more uptake than the DMAS* 
coated nanoparticles. 

.10 The results for U86-loaded PLC A nanoparticles which had been surface-modified with 

fibrinogen and DMAB (S%) in accordance with Example 7 are shown below in Table 10. The 
PLGA nanoparticles had a mean particle diameter of 130 ± 35 nm and a 14.6% drug loading prior 
to the 2^1ication of the named coating. The right femoral artery of dog 9 2 was analyzed as a 
control to evaluate the systemic distribution of nanoparticles in ^ivo. The ''CONTROL'' listed in 

1 5 Table 10 was an artery from a non-treated dog. 
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TABLEIO 



10 



Treatment 


Amount of NP 
in Segment Qig) 


Dry Weight of 
Artery (mg) 


NPOig)in 10 
mg artery 


Mean ± SE 


Fibrinogen: 
Left Femoral #1 
Left Femoral #2 


125.57 

95.65 


30.07 

29.3 


41.76 
32.65 


32.20 ± 3.22 


Right Femoral 
#2 (as control) 


3.69 


40.47 


0.91 


0.91 


DMAB: 
Left Femora] #1 
Left Femoral #2 
Left Femoral #3 


87.54 
43.19 

70.57 


37.93 
18.74 
24.12 


23.08 
23.05 
29.26 


25.13 ± 1.19 ' 


CONTROL 


-0.21 


32.37 


-0.06 


-0.06 



A similar in vivo dog experiment was conducted using different delivery techniques. The 
data in Table 10 was obtained following a one-minute residence time in an ligated artery segment. 

1 5 PLGA nanopaiticles of average particle size 161 ± 42 nm and 15.5 % loading of U86 were coated 
with 5% DMAB and suspended in normal saline and administered to dogs as a 15 second exposure, 
or as a series of four 15 second exposures separated by one minute of blood ftow. Referring to 
Table 10, the DMAB<oated nanoparticles were retained in a 10 mg segment of femoral artery in 
an average amount of 25. 13 ± 1 . 19 Mg- A 15 second exposure resulted in nearly the same amount 

20 of retention, specifically 21.46 ± 0.73 Mg. However, a series of four 15 second exposures resulted 
in more than double the amount of retention, 49.1 1 ± 2.42 ^g- 

A similar experiment was conducted with rats using DMAB-modified PLGA nanoparticles 
loaded with U86 (15.5%; paitide size 161 ± 42 nm) in normal saline at a concentration of 10 



p 
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mg/ml. The DMAB-coated nanoparticles administered in a single, 60 second exposure were 
retained in a 10 mg segment of left carotid artery in an average amount of 9.00 ± 0.28 mE- 
However, a series of four IS second exposures resulted in more than double the amount of 
retention, 20.37 ± 1.37 Mg- Controls for this experiment comprised 10 mg s^ments of untreated 

5 right carotid artery which contained only 1. 01 ± 1.55 fig and 2.08 ± 0.40 /Ag, respectively. 

The higher the suspen^on concentration, the higher the arterial wall content of U86 in the 
acute in yivo dog studies reported herdin. Nanoparticles, which were U86-loaded PLGA 
nanoparticles of particle size 120 nm with 15% drug loading and 5% DMAS surfoce modification 
(prepared as in Examples 8 and 7) were administered to dogs in concentrations ranging from 5 

10 mg/ml to 100 mg/ml over 15 seconds. Table 11 shows the amount of nanoparticles (jig) retained 
in a 10 mg segment of artery as a function of nanopartide concentration (mg/ml) in normal saline. 
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TABLE 11 



NP cone. 


Amount of NP 


Diy Weight of 


NP O^g) in 10 


Mean ± SE | 


(mg/ml) 


in Segment (/xg) 


Artery (mg) 


mg artery 




S mg/ml 


I^O Oil 


ll.ii 






106.87 


30.31 


21.24 






115.73 


39.52 


29.88 


24.5 ± 3.38 




102.11 


47.23 


21.62 






93.63 


45.65 


20.51 






138.58 


138.58 


19.73 




10 mg/ml 


138.09 


36.84 


37.48 


38.95 ± 1 


195.43 


48.36 


40.41 


2.07 


15 mg/ml 


282.11 


46.7 


60.41 


59.48 ± 


288.87 


49.26 


58.85 


0.66 


20 mg/ml 


298.87 


38.39 


,77.85 


69.41 ± 


288.37 


34.67 


60.97 


5.97 


1 30 mg/ml 


377.45 


44.55 


84.73 


83.73 ± 


435.48 


52.61 


82.77 


1.38 


SO mg/ml 


611.26 


62.3 


98.11 


96.05 ± 


405.07 


43.1 


93.98 


2.92 


j 100 mg/ml 


649.74 


58.44 


111.18 


111.18 



rmralent Attaehmmt of Surface Modifying Agent Bv EPQXV 

In still other embodiments of the invention, the surface modifying agent is covalently linked 
10 the pxe-formed nanoparticles. In a preferred advantageous embodiment of the invention, a 
method has been developed to incorporate reactive epoxide side chains into the polymeric material 
15 comprising the nanoparticles, which reactive side chains can covalently bind other molecules of 
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interest for various drug delivery applications. This embodiment is discussed in greater detail 
hereinbelow in Examples 5 and 86. 

The polyiactic polyglycolic add co-polymers widely used in drug delivery research for 
biodegradable formulations inherently lack reacdve groups, and therefore, are difficult to derivatize. 
A method has been developed to incorporate reactive epoxide side chains, which can covalently 
bind other molecules of interest for various drug delivery plications. In addition to PLC A, any 
polymer containing free hydroxy!, amino, sulfhydryl, carboxyl, anhydride, phenol, or the like, 
groups can be derivadzed by this method aspea of the invendon. 

Fig. 5 is a schematic representation of a syndietic . procedure for coupling an epoxide 
compound to an hydroxyl end-group of polymeric nanoparticlcs. In the specific embodiment shown 
in Fig. 5, the nanoparticles comprise FLGA (compound 20) and are made by an in-solvent 
emulsification-evaporalion technique, for example, such as that described in Example 1. Of course, 
the PLC A. nanoparticles may be formed by any technique prior to epoxide derivatization in 
accordance with this aspect of the invention. 

The pre-formed PLGA nanoparticles are suspended in a liquid, illustratively a buffer to 
which a catalyst has been added. In the embodiment shown on Fig. S, the suspending media is a 
borate buffer at pH 5.0 and the catalyst is zinc tetrafluoroborate hydrate, Zn(BF4)3. Suitable 
catalysts include, but are not limited to, tcrtiaiy amines, guanidine, imidazole, boron trifluoridc 
adducts, such as boron trifluoride-monoethylamine, bisphosphonates, trace metals (e.g., Zn, Sn, 
Mg, Al), and ammonium complexes of the type PhNHj + AsF^. In other embodiments, the 
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reaction can be pbotoinitiated by UV light, for example, in the presence of an appropriate catalyst, 
which may be titanium tetrachloride and ferrocene, ziiconocene chloride, carbon tetrabromides or 
iodoform. 

An epoxide compound dissolved in a suitable solvent, such as the buffer, is added to the 

5 nanoparticles suspension and permitted to react to form an epoxide-coupled polymer (compound 
22). Referring to Fig. S, the epoxy compound is a polyfunctional epoxide sold under the trademark 
Denacol (Nagasi Chemicals, Osaka, Japan; compound 21). 

The qx)xy compounds suitable for the practice of the present invention may t>e monomers, 
polycpoxide compounds, or epoxy resins. Dlustiative reactive bifunctional or polyfunctional 

10 qwxides suitable for use in the practice of the invention include, without limitation, 1,2-epoxides 
such as ethylene oxide or 1,2-propylene oxide; butane and ethane di-glycidyl ethers, such as 
diglycidy] butanediol ether, ethanediol diglycidyl ether, or butanediol diglycidyl ether (available 
from Aldrich Chemical, St, Louis, MO); erythritol anhydride; the polyfunctional epoxides sold 
under the trademark Denacol by Nagasi Chemicals, Osaka, Japan; epichlorhydrin (Aldrich 

1 5 Chemical, St Louis, MO); enzymatically-inducible epoxides available from Sigma Chemicals, St. 
Louis, MO; and photo-polymerizable epoxides (Pierce, Rockford, IL). The Denacol epoxides are 
polyfunctional polyglycerol polyglycidyl ethers. For example, Denacol 512 has 4 epoxides per 
molecule and Denacol EXS21 has 5 epoxides per molecule. 

The reactive epoxide groups of the epoxide-coupled polymer (compound 22) can then be 

20 reacted with various types of bioactive agents having functional groups which react with the epoxy 



> 
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linkage, such as alcohol, phenol, amines, anhydrides, e/c. The result is a covalent link between 
the funcdonalizcd polymer and the bioactive agent(s) of interest (e.g., compound 24). 

In the embodiment of Fig. S, the bioactive agent of interest is heparin (compound 24). 
Hqwin is a highly sulfoted polyanionic macromolecule comprising a group of pblydi verse straight- 

5 chain anionic mucopolysaccharides called glycosaminoglycans (molecular weight ranges from S ,(XX) 
to 30,000 daltons). Heparin contains the following functional groups, all of which are susceptible 
to reaction with an epoxide group: -NHj, -OH, 'C(X)H, and -OSO,. If the reaction between the 
epoxide-coupled polymer and hq»rin is carried out at an acidic pH (S.0-9.0), the main reaction will 
be with the -NH, groups. The result is PLGA nancipardcles to which heparin is covalently bound 

10 (compound 25). Of course, the -OH groups in heparin may react with the epoxide groups at this 
pH. 

The following are specific illustrative embodiments of the epoxy-derivatization technique. 
Although Example 12 is directed to the binding of heparin to the surface of epoxy*derivatized 
nanoparticles, it is to be understood that the q)oxy-derivatization technique can be used to react 

1 5 various types of bioactive agents having functional groups which react with the epoxy linkage, such 
as alcohol, phenol, amines, anhydrides, ere*, to nanoparddes. Even proteins and pqstides, 
including antibodies, can be attached to epoxy-modified nanoparticles to achieve antibody-mediated 
drug delivery systems. Specific examples include heparin, bisphosphonate, DNA, RNA, and 
virtually any agent which contains hydroxy or amino groups, or which may be derivatizable to 

20 contain reactive groups. 
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EmiupIc 11: 

PLGA nanopaiticles were prqiared by an in-solvent emulsification-evaporation technique 
(similar to Example 8). PLGA (150 mg) was dissolved in S ml methylene chloride which was 
emulsified in aqueous PVA (2.5% w/v, 20 ml), over an ice bath, using a probe sonicator with an 

5 energy outpat of 65 Watts. The emul^on was stirred with a magnetic stirring bar at room 
temperature for 18 hours to permit the methylene chloride to evaporate. The nanoparticles were 
recovered by ultracentrifugation, washed three times with water, and resuspended in water by 
sonication for 3 minutes. The resulting suspension was lyophilized. 

The lyophilized PLGA nanqpartides (40 mg) were suspended in 5 ml borate buffer (50 mM, 

10 pH 5) by sonification for 3 minutes. A catalyst, which is in this specific embodiment, was zinc 
tetrafluoroborate hydrate (12 mg) was added to the nanoparticle suspension. A polyfunctional 
epoxide, Denacol 520 (3 epoxides per molecule, 14 mg) was dissolved in 2 ml borate buffer. The 
epoxide solution was added to the nan(q>article suspension with stirring at room temperature (37''C). 
After 30 minutes, the nanopaxtides were separated by ultxacentrifugation and washed three times 

15 with water to remove unreacted Denacol. The resulting product was epoxy-derivatized 
nanoparticles. The reaction of tiie PLGA nanoparticles and the epoxide was confirmed by proton 
NMR. 

EMmplc 12: 

In a specific illustrative embodiment, hqarin is reactivdy bound to the epoxy-derivatized 
20 nanoparticles of Example 1 1 using die immobilized polyfunctional epoxide as die coupling agent. 
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An excess of heparin is used so that only one site on each heparin molecule will react with the 
epoxide group. If a lesser amount of heparin is used, more sites on each heparin molecule will 
react with epoxy groups which will result in loss of anticoagulation ability. 

PLGA nanoparticles (40 mg) made in accordance with Example 1 1 were resuspended in 20 
ml borate buffer, A solution of heparin (14 mg) in borate buffer (4 ml; pH 5.0) was added to the 
nanoparticles with stirring at C. The hq»rin solution and the nanoparticles were permitted to 
react for two hours, with gcnde stirring. The nanoparticles were sqiarated from the unreacted 
heparin by ultracentrifugation and dialyzing against normal saline over a 26 hour period. The 
resulting heparinized nanoparticles were then lyophilized. The hqiarin content of the nanoparticles 
of this specific embodiment was measured by Toluidine Blue metachromatic assay and found to be 
7.S /ig/mg nanoparticle. 

The antithrombogenic effect of the bound heparin was evaluated by the activated partial 
thromboplastin (APTT) test. Dog plasma (0.5 ml) was mixed with 5 mg hcparin-couplcd 
nanoparticles and incubated at 3T C for 1 hour with shaking. The thrombin time of the test 
plasma was determined using a BBL Fibrosystcm Fibromeier (Becton Dickinson Microbiology 
Systems, Cock^sville, Maryland) following a standard procedure. Plasma from the same dog was 
incubated with PLGA nanopartides as a control. The heparinized PLGA nanoparticles showed 
significant anticoagulation activity since no clot formation occurred over more than 200 seconds. 
Control particles which were not reacted with heparin, on the other hand, permitted clotting in 16.7 
seconds. 
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The stability of the bound heparin was tested with radiolabeled '^C heparin at ZT" C for IS 
days. The results are shown on Fig. 6 which is a graphical representation of the in vitro release 
of hqnrin as measured by radioacdvity expressed as a percent of bound heparin. About 30% of 
the bound hq>arin was released from the nanopardcles during the first 5 days. The remaining 70% 
5 was hound with a high level of stability. About 65% of the heparin remained bound to the 
nanoparticles after IS days of release at 37* C. This indicates a stable chemical coupling of 
heparin to the nanoparticles. 

Example 13; 

PLGA nanoparticles were prepared and epoxy-acdvated in accordance with the method of 
10 Example 11. The epoxy-activated nanoparticles (70 mg) were suspended in 5 ml bicarbonate 
buffer* pH 9.2. BSA (30 mg) was sq)arately dissolved in S ml of the same buffer, and mixed with 
the nanoparticle suspension. The reaction was allowed to take place for 24 hours at 37'' C with 
sdrring on a magnetic sdr plate. The resulting nanoparticles were collected by ultracentrifugation, 
and washed three times with dther water or phosphate buffered saline (pH 7.4) containing O.OS % 
15 Tween-80. 

The amount of BSA bound to qwxy-activated nanoparticles (PLGA/BSA+EP) washed in 
either (H^O) or buffer is compared to the amount of BSA bound to non-activated PLGA 
nanoparticles (PLGA/BSA) in Table 12. Plain un-acdvated PLGA nanoparticles, containing no 
BSA, were used as controls. Table 12 demonstrates significantly better binding of BSA on epoxy- 
20 activated nanoparticles. 
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Table 12 



Samples 


Abs. 
60S nm 


BSA 
(Mg) 


Weight of 
NP (mg) 


BSA 
Oig/mg NP) 


Net BSA 
Otg/mg NP) 


PLGA 


0.156 


15.92 


9.35 


1.70 


0 


PLGA 


0.202 


22.32 


10.07 


2.22 


0 


PLGA/BSA+EP/HjO 


0.857 


113.49 


5.74 


19.77 


17.87 1 


PLGA/BSA-t-EP/BufTer 


0.943 


125.47 


8.14 


15.41 


13.51 1 


PLGA/BSA/H2O 


0.350 


42.92 


7.26 


5.91 


4.01 1 


PLGA/BSA/Buffer 


0.250 


29.00 


3.72 


7.80 


5.90 1 



It should be noted that, while pre-polymerized and pre-formed nanoparticles were epoxy- 
10 activated and derivatized by the method described hereinabove, the monomers comprising the 
polymer, for example, can be functicmalized prior to polymerization with the reactive epoxide 
groups without departing from the spirit and scope of the present invention. 
Incorporation of Surface Modifiers Into Polvmer Core Matrix 

In yet another alternative technique for providing surface modification, the surface 
15 modifying agent is incorporated into the matrix of the biocompatible, biodegradable polymer 
comprising the nanoparticle core. 

(1) ro-tncorporarion of a Surface-Modifying Polvmer 

In this one aspect of the facet of the invention, the nanoparticle polymer core may comprise, 
at least partially, a biodegradable, biocompatible polymer which has a surface modifying property. 
20 In a specific illustrative embodiment detailed below in Example 14, isobutyl cyanoacrylate is 



> 

wo 96/20698 



PCr/US96/00476 



-75- 



combined with PLGA as the oi]ganic phase of an in-solvent emulsification-evapoiation technique. 
The mult is nanoparticles having a PLGA<yanoacrylate polymer core. The cyanoacrylate imparts 
a bioadhesive property to the nanqiarticles. Of course, the amount of cyanoacrylate relative to 
PLGA can be modified. 

5 Other polymers, such as hydrogels or Pluronics, can be co-incorporated with PLGA or 

another biodegradable, biocompatible polymer in accordance with the principles of the invention, 
to impart a bioadhesive property. Further, it is to be clearly understood that this example is 
illustrative only, and that many other polymers can be co-incorporated with biodegradable, 
biocompatible polymers to form combinations having various improved properties, including those 

10 properties attributed to "surface modifying agents" as used herein. 
Example 14: 

In a typical pieparadm, 108 mg PLGA and 36 mg isobutyl cyanoacrylate (Polyscience, Inc. , 
Warrington, PA) were separately dissolved in 5 ml methylene chloride and then combined to make 
an organic phase. U86 (67 mg) was dissolved in the solution comprising the organic phase. The 

1 5 organic phase was emulsified into 25 mi of 2.5% w/v aqueous PVA with sonication, at 55 Watts 
of eneigy output for 10 minutes over an ice bath. The organic phase was evaporated from the 
emulsion at room temperature for 40 hours. The resulting nanoparticles were recovered by 
ultracentrifiigation at 140,000 g, washed three times with water, and iyophilized. The PLGA- 
cyanoaciylate nanoparticles were recovered in about 65% yield, with U86 loading of 25%, The 

20 mean particle diameter was 123 ± 37 nm. 
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In yet another embodiment of this aspect of the invention* the biocompatible, biodegradable 
polymer is a novel epoxy-derivatized and activated polycaprolactone. Polyc^rolactone, a 
bipd^radable polymer used in the medical field, has long-term sustained release potential. 
However, conventional polyca^lactones are not useful as carriers for hydrophilic active agents, 
or for rapid release applications. In addition, polycaprolactones lack reactive functional groups that 
can be used to derivatize, or chemically modify, the polymer. 

(2) Pnlvcaprolact onMontaining Multiblock Copolymers 

In this embodiment, hydrophilic segments, such as poly(ethylene glycol), are introduced into 
a PCL polymer chain to form novel biodegradable hydroxy-terminated poly (6-caprolactone)- 
polyether multi-block copolymers useful as carriers for biologically active agents. The novel 
polycaprolactone-based polymers, therefore, have more deurable hydrophilic characteristics than 
conventional polycaprolactone, controllable biodegradation kinetics, and the potential for further 
derivatization, such as through the addition of reactive epoxy groups as described hereinabove. 

Advantageously, it is possible to form nanoparticles from the novel polycaprolactone-based 
polymers of the present invention without the addition of a detergent or emulsifying agent. When 
an organic solution of poly(etiiylene glycol)*polycaprolactone, for example, or otiier similar types 
of polymers having both hydrophilic and hydrophobic moieties in a single molecule, is added into 
an aqueous phase, tiie hydrophilic portion of the polymer molecule (PEG) will orient towards the 
aqueous phase and the hydrophobic portion (PCL) will orient towards tiie center of tiie emulsion 
droplet Thus, a nanopartide core conasting of a hydroph6bic portion with a hydrophilic surface 
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will be formed. The outwardly facing PEG is a very good emulsifier and will assist in the 
formation of an emulsion. Moreover, PEG will also stabilize the emulsion and prevent aggregation 
of the emulsion droplets. 

Block copolymers of the hydrophobic PCL segment and a hydrophilic segment, which may 
be a hydrophilic polyether, may be synthesized by multiple reactions between hydroxyl end groups 
and epoxide groups in a reaction scheme illustrated in Fig. 7. The illustrative reaction scheme of 
Fig. 7 can be used to chemically link copolymer blocks in ABA, BAB, as well as (AB)«, form, so 
thai hydrophobicity and molecular weight of the block copolymers can be tailored as desired. 
Placing hydroxyl groups on both ends of the block copolymers permits ready chemical modification 
of tiie polymer, such as coupling to heparin, albumin, vaccine, antibodies, or other biomolecules. 

Referring to Fig. 7, compound 2fl is polycaprolactone diol (PCL-Diol). The highest weight 
PCL-diol commercially available has a molecular weight of 3000 which is not long enough to serve 
as a main segment in a copolymer used as a sustained release biodegradable nanoparticle. In order 
to get a higher molecular weight PCL-diol which will be a solid at the contemplated temperatures 
of use, PCL-diol (compound 2fi) is reacted with a difiinctional epoxide compound, such as Denacol 
EX252 (compound 31) in a 2.5: 1 molar ratio. An excess of PCL-diol was used in this particular 
case so that the PCLrdiol would be an end group in the polymer chain. If the ratio is reversed, 
Le. , tiiere is an excess of EX252, then tiie epoxide compound wfll be an end group in the polymer 
chain. The unrcactcd PCL is removed by gradient precipitation. The result is an expanded PCL- 
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diol, which in this specific embodiment has the structure: HO-PCLrEX2S2-PCL-OH (compound 
33). 

Although the difiinctional c|x>xide, Denacol EX2S2 has been used in this specific 
embodiment, it is to be understood that any polyfunctional epoxide, herein defined as a di- or 

5 multifunctional qx>xide. such as Denacol EXS21 and EXS12, or 1,2-epoxides, such as ethylene 
oxide or 1,2-propylene oxide, can be used in the practice of the inventim. 

The expanded PCL^diol compound 33 is reacted with excess difiinctional epoxide compound 
to achieve end<q»ping of the PCL-diol with q)Oxide groups. Referring to Fig. 7, one of the two 
epoxide groups in the difunctional epoxide compound 31 reacts with the hydroxyl ends of the PCL- 

10 diol compound 33 and leaves the other epoxide group free so that both ends of the PCL-diol are 
capped by an epoxide group. The excess epoxide compound is removed by precipitation and 
washing. The result is an epoxide-capped PCL, EX2S2-PCL-EX2S2-PCL-EX2S2, compound 34. 

Compound 34 (Block A) is reacted with an excess of a polyether diol (Block B). In the 
embodiment shown in Fig. 7, the polyether diol is polyethylene glycol (PEG; M. Wt. 4S00), 

1 5 compound 35. Block A is reacted with Block B in a 1 :4 molar ratio in this specific embodiment. 
The resulting cc^lymer is collected by predpitation and the excess of polyether is removed by 
washing with water. The final copolymer is a BAB triblock copolymer linked with epoxides and 
terminated at both ends by hydroxyl groups, compound 36. In this specific example, compound 
36 is HO-PEG-EX252-PCLpEX252-PCL-EX252-PEG-OH. 
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To make an ABA triblock copolymer, the reaction sequence is reversed, i.e., the polyether- 
diol is used to form Block A and the PCLnitol is used as Block B. In addition, multi-block 
copolymers may be made using ABA or BAB triblock copolymers as a pre-polymer (analogous to 
compound 33). In other words, the ABA prcpolymer is endopped with epoxide compound and 

5 reacted with B block which results in a BABAB copolymer or A block for a ABABA copolymer* 
A person of ordinary skill in the art can devise a multiplicity of hydroxy- and/or epoxy-terminated 
polymers using the techniques of the present invention. 

Of course, other hydrophobic polymers may be used for Block A/B, for example, such as 
polylactides, polyglycolides, PLGA, polyanhydrides, polyamino acids, or biodegradable 

10 polyurethanes. Other hydrophilic polymers suitable for block B/A include polaxomers, such as 
Plutonic F68 and Pluionic F127, and poly(prDpylcne oxide) (PPO). 

In choosing A and B polymers, a person of ordinary skill in the art would choose an optimal 
balance of hydrophilic and hydrophobic molecules for a particular application. More hydrophilic 
polymers will have fester drug releasing properties and Wee vena. Physical properties, such as 

1 5 shape and stability of the drug system, as well as the molecular weight of the polymer will affect 
the release kinetics. The lower the molecular weight of the polymer, of course, the more rapid the 
rate of release. 

The molecular weight of block copolymcn made in accordance with the invention is in the 
range of 30,000 to 700,00 as measured by gel permeation or intrinsic viscosity, with approximately 
20 90,000 to 100,000 being prefened for drug delivery applications. 
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Example I5i 

In a specific, illustrative embodiment, PCL-diol (LS g; Q.S mMoL; Polyscience, Inc., 
Warrington, PA; M. Wt. 3,000) was reacted with Denacol E?aS2 (0.21 g; 0.55 mMoL) in IS ml 
THF in the presence of Zn(BF4)2 catalyst (2% by weight according to epoxide compound) at 37*" 
5 C under stirring for 28 hours. To separate the expanded PCL*diol from the non-expanded diol, 
gradient precipitation was carried out using heptane and the precipitated, higher molecular weight 
PCL was collected by centrifiigation. The product, which is an expanded PCL-diol, HO-PCL- 
EX2S2-PCL-OH, was washed with 5 ml of hq>tane to remove free epoxide molecules and dried. 
The expanded diol (0.7S g) was reacted with Denacol EX2S2 (0.42 g; molar ratio of PCL 
10 to EX252 was 1:4) ) in 10 ml THF, in the presence of Zn(BF4)2, at 37* C with stirring for 5 
houn. The polymer was precipitated with 30 ml heptane. The collected product, which is an 
q)oxide end-capped expanded PCL, specifically EX232<*PCL-EX2S2-PCL-EX2S2, was washed with 
10 ml of heptane to remove the excesses of epoxide compound and dried. 
Example 16; 

1 5 The PEG-terminated compound 36, H0-PEG*EX2S2-PCL>EX252*PCL*EX2S2-PEG-OH, 

can be made as follows: 

Compound 34 (1 g) is dissolved in 15 ml THF to which 2 g of PEG (compound 35; 1:3 
molar ratio of compound 34 to PEG) and 20 mg Zn(BF4)2 had been added. The reaction is 
permitted to proceed for 48 hours, on a shaker table, at 37'' C. The polymer HO-PEG'EX252- 
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PCL-EX252-PCL-EX252-PEG-OH (compound 36) is precipitated with heptane, centrifiiged, and 
washed twice with SO ml of water, 
faampld?; 

ABA triblock copolymers were made in accordance with the illustrative general reaction 

5 scheme of Fig. 7, using the following polyethers as Block A: PEG E4500, the polaxomers Pluronic 
F68 (F68) and Pluronic FI27 (FI27), and poIy(propylene oxide) (PPO). The various polyethers 
were incorporated into ABA triblock copolymers with PCL to obtain polymer specimens with 
varying hydrophilicity and mechanical properties. PPO is a hydrophobic polyether polymer of M 
Wt. 4000. The Pluronics are diblock copolymers with PPO as the hydrophobic block and 

10 poly(ethylene oxide) (PEO) as the hydrophilic block. Pluronic F127 has a molecular weight of 
about 12,600 and is 70% PPO and 30% PEO. Pluronic F68 has a molecular weight of about 6,000 
and is 80%PPO and 20% PEO, and hence, less hydrophilic than Pluronic F127. PEG is the most 
hydrophilic polyether in the group. 

In a specific illustrative embodiment, Pluronic F68 (1.5 g; 0.2S mMoI.) was reacted with 

15 Denacol EX252 (0.42 g) in I5mlTHFin thepresenccof40mgZn(BF4)2(l:4 molar ratio of F68 
to EX2S2), at 37*^ C with stirring for 6 hours. The reaction mixture was precipitated in 20 ml 
heptane. The collected product was washed with S ml of heptane twice to remove the excess 
unreacted epoxide, and dried. The result was an epoxide end-oqiped Pluronic F68 (Block A). 
The epoxide end-capped Pluronic F68 was reacted with PCL-diol (2.3 g) in 15 ml THF in 

20 the presence of Zn(BF4)2 at 37" C with stirring for 48 hours. Gradient precipitation in heptane was 
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>vas collected by centrifiigation and dried. The resulting hydroxy-terminated ABA block copolymer 
is HO-PCL-EX2S2-F68-EX2S2*PCL-OH» designated as PCUF68/PCL in Table 9, is shown below: 



The general appearance and physical properties of the ABA and BAB triblock copolymers 
formulated in Example 17 are shown in Table 13. The corresponding hydroxy-terminated BAB 
block copolymer, HO-F68-EX252-PCL-EX252-F68*OH, is designated as F68/PCL/F68 in Table 
13. The marks indicate qx>xy linkages in accordance with the present invention. 

Using the scheme of designation, the hydroxy-terminated BAB triblock copolymer compound 
36 on Fig. 7 is PEG/PCL(E)/PEG, where •(£)" indicates that the PCL is expanded with epoxy 
Unkages a$ set forth in Example 15. Of course, the terminology PEG/PCL/PEG would indicted 
an hydroxy-terminated BAB triblock copolymer without additional expandon of the PCL 
component. The corresponding ABA triblock copolymer. HO-PCL-EX252-PEG-EX252-PCL-OH, 
or PCUPEO/PCL, is shown below. 
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Tableia 



R Polymer Type 


Morphology 


Water 
Solubility 


Film-Forming 
Property 


1 PCL/PEG/PCL 


crystallizable powder 


insoluble 


strong, flexible 


PEG/PCL/PCL 


crystallizable powder 


swells 


flexible, breaks in water 


PCL/F68/PCL 


crystallizable powder 


insoluble 


strong, flexible 


F68/PCL/F68 


crystallizable powder 


insoluble 


flexible 


PCU127/PCL 


crystallizable powder 


swells 


brittle film 


PCL/PPO/PCL 


sticky wax 


insoluble 


does not form film 



Referring to Table 13, the most useful polymers, from the viewpomt of drug delivery, are 
10 the copolymers made from PCL and PEG or Pluronic F68. Polymers which do not crystallize, 
such as those containing a high level of PPO, have poor mechanical strength and arc sticky. 
Polymers having a large hydrophilic segment, such as the polymer from PCL and Pluronic F127, 
are difficult to separate from the aqueous phase and wUl not maintain a solid shape in contact with 
water, or body fluids. Successful drug delivery devices comprise pcriymers which are solid at body 
15 temperature, slowly dissolve or erode in the presence of body fluids, and non-inflammatory and 
non-toxic to tissues/cdls. Other advantageous characteristics would include high drug loading 
efficiency, the ability to be derivatized, stability, and, in certain embodiments, the abiUty to be 
easily suspended in an injectable fluid medium. 

In ordw to demonstrate that the reaction scheme of Fig. 7 produces ABA triblock 
20 copolymers as alleged, NMR spectra of the PCUF68 and PCL/PEG copolymers were measured 
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on a Bniker AM-360 apparatus using CDCI3 as the solvent. A comparison of the proton NMR 
spectra of the starting materials and the final copolymer verified the molecular structure. 

For the NMR study reported herein, the reaction compounds were PCL/PEG or PCL/F68 
(see Figs. 13 and 12, respectively). However, when the polymers are used for drug delivery, 
5 further reactions may be carried out to form the triblpck copolymers, PCL/PEG/PCL or 
PCUF68/PCL. 

Figs. 8-1 1 show the spectra of the starting materials PCL-dtol, Pluronic F68, PEG E4500, 
and Denacol EX2S2, respectively. The spectrum of the PCL/F68 copolymer is shown in Fig. 12 
and matches the proposed molecular structure shown hereinabove. Comparing the chemical shifts 

10 in the starting materials. PCU F68, and EX252, to the shifts c*)scrvcd on Fig. 12, ii is certain that 
there are PCL segments (chemical shifts at positions a, b, c, d) and F68 segments (chemical shifts 
at positions e and 0 in the final product. A small peak at S 0.7 ppm which has the lowest intensity 
should be tht shift of proton h in the -CH3 groups in Denacol EX252. The reaction between 
epoxide groups and hydroxyl end-groups was confirmed by the chemical shift at 6 3.401 ppm 

1 5 (proton x) which rq)resents the protons in the linldng bonds resulting ftom the reaction. The - 
CH2OH end groups in the final copolymer gave a shift at 3.4 IS ppm. 

The spectrum of the block copolymer PCL/PEG is shown in Fig. 13. This spectrum shows 
the same shifts as in Fig, 12 except for proton f which represents the difference between Pluronic 
F68 and PEG E4500 as shown in the spectra of Figs. 9 and 10. The PCUPEG block copolymer 

20 shown in Fig. 13 had a 75:25 molar ratio of PCL to PEG. 
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In the q>ectnini of Fig. 14, the PCL/PEG cqx>lymer had a 60:40 molar ratio of PCL to 
PEG, and therefore, contained a greater proportion of PEG than the PCL/PEG copolymer shown 
in Fig. 13. The chemical shifts caused by the protons in Denacol EX252 which are extremely weak 
due to their relatively very small amounts, were deliberately enlarged. The chemical shift at 0.71 
ppm (protons h) represents 6 protons in the -CH3 groups in Denacol EX2S2 and peak r at 2.64 ppm 
is the shift which comes from the two protms of ^^H, in the qxixide end group in Denacol EX2S2. 
After the epoxide reacted with the polymer diols, the intensity of this proton r was greatly reduced. 
It can be verified by the intensity ratio of h/r. Before reaction, the ratio is 3.6 as shown in Fig. 
11. The ratio changed to 7.7 after the formation of the copolymer (Fig. 14). There is a trace 
amount of unreacted epoxide in the copolymer. This indicates that it is possible that one of the 
epoxide groups can be reacted with the -OH end groups of the poly-diol while leaving the other 
epoxide group free so that an epoxide-capped copolymer would be formed if excess Denacol EX2S2 
is used. 

faamplg 18: 

Heparin and albumin were chemically linked with the terminal hydroxy! groups of the block 
copolymer through use of multi-functional epoxide compounds, illustratively Denacol EX521. In 
this embodiment, Denacol EX521, with five epoxide groups per molecule, was used as a linking 
reagent instead of the difiinctional Denacol EX252 so that more free epoxide groups would be 
available for coupling reactions. An excess of Denacol EX521 was reacted with tiic terminal 
hydroxyl groups of tfie polymer particles to form epoxide-capped ends. The coupling of heparin 
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or albumin to the PCL-based polymer particles is the same reaction between the free epoxide group 
on the polymer ends and amino, hydroxyl, or other functional groups in albumin and heparin 
molecules, as described hereinabove in the section on epoxy-derivatization. 

Triblock ABA and BAB oopolymen of PCL and PEG or F68 of the type described in 
Example 17 were used to make nanoparticles. A specific illustrative preparation scheme is as 
follows: 100 mg polymer was dissolved in S ml methylene chloride and 1 ml acetone. This 
polymer solution was added, with sonication at 55 Watts of energy ouqnit, into 20 ml distilled 
water. Sonication was continued for a total of 10 minutes to form an oil-in-water emulsion. 
Organic solvent was evaporated at room temperature with stirring for 16 hours. Nanoparticles were 
recovered by ultracentrifugation at 145,000 g, resuspended, and lyophilized. 

In a specific illustrative embodiment for the surface modification of PCL*based 
nanoparticles, 50 mg polymer nanoparticles were suspended in 10 ml pH 5.0 borate buffer (0.05 
M). An es^cess of Denacol EX 521 (0.8 g) was dissolved in 5 ml of the same buffer and added into 
the polymer particle suspension. A catalyst, zinc tetrafluoroborate (7si(EF^2l ^Z)f added 
with stirring. The reaction nuxture was shaken at 37° C for 30 minutes. The particles were 
collected by centrifiigation and the excess epoxide compound was removed by washing the 
separated particles with water. The result was epoxide-capped polymer particles. 

The cpoxide^apped polymer particles were resuspended in 10 ml borate buffer and 20 mg 
hqjarin or albumin was added with stirring. The reaction was permitted to continue for 5 to 10 
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hours at 37* C. The final product was collected by centrifugation. Free heparin or albumin was 

removed by washing the nanoparticles three times with water. 

In order to measure the amount of heparin or albumin coupled to the polymer particles, 

radiolabeled heparin ('H-heparin) and albumin ('^C-albumin) were used in the coupling reaction. 
5 About S mg coupled particles were dissolved in S ml of methylene chloride. The organic solution 

was washed three times with water (7 ml). The concentration of heparin or albumin in the 

combined aqueous extracts was measured by liquid scintillation counting and the amount of total 

heparin or albunun in the polymer particles was calculated from a calibration plot. 

Table 14 shows the results of coupling albumin (BSA) to various block o^lymer particles. 
1 0 The nanoparticles made of the polymer PCL/EX252/PCL is the expanded PCL-diol, compound 33 

of Fig. 7. 

Table 14 



1 Specimen 


Amount of BSA 
(mg) 


BSA % (w/w) 
coupled to polymer 


Efficiency of 
BSA Coupling (%) 


PCL/F127/PCL 


1.37 


15.40 


38.50 


PEG/PCUPEG 


1.19 


11.37 


28.43 


PCL/PEG/PCL 


1.25 


13.17 


32.43 


pea/pcL/PEo/PCL/peo 


1.36 


13.22 


33.05 


PC17F68/PCL 


0.82 


6.46 


16.15 


PCLyEX252/PCL 


0.33 


3.51 


8.78 
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Referring to Table 14, it is obvious that the amount of albumin coupled to the nanoparticles 
varies with the hydrophobicity of the polymer. More hydrophilic polymers result in higher 
coupling. Since the coupling takes place at the end of the polymer molecule, the molecular weight 
of the polymer would be an important factor in coupling efficiency. The higher the molecular 

5 weight, the lower the amount of albumin that can be coupled. A person of ordinary skill in the art, 
in the practice of the invention, would have to balance the desired molecular weight required for 
mechanical strength against the bionu>lecular coupling required for a given application. 

For solid dosage forms, e.g., implants, requiring long-term release, a hydrophobic polymer 
is useful. Hydrophilic polymers are permeable to water or tissue fluid, and will consequently, 

1 0 bioerode more quickly. From the standpoint of making nanoparticles, the hydrophobic/hydrophilic 
balance should be adjusted so that the polymer can form nanoparticles without an external 
emulsifier. If the polymer is too hydrophilic in nature, or too hydrophobic, an emulsifier wiU be 
required to. form nanoparticles. Further, if the polymer is too hydrophilic, it will be difficult to 
recover. Of course, hydrophilic polymers will entrap more hydrophilic drug and hydrophobic 

15 polymers will entrap more hydroph(rt>ic drug. A person of ordinary skiU in the art can easily 
control these properties by determining the appropriate number of hydrophobic and hydrophilic 
segments, as well as their relative positions (f.g., BAB or ABA), in the multi-block polymen. 

The stability of the albumin-coupled nanoparticles was tested in a diffusion chamber 
containing phosphate buffer, pH 7.4, at 37* C Nanoparticles of PCL/F68n>CL made in 

20 accordance with Example 18 were suqxnded in buffer and continuously shaken. Periodically. 
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samples of buffer was removed and replaced with fresh buffer. Radioa^vity of the removed buffer 
samples was measured by liquid scintillation counting. In this manner^ the stability of albumin 
(BSA) coupled to PCiyF68/PCL copolymer was monitored over a 60 day period and compared to 
a polymer comprising a physical mixture, or dispersion, of BSA with the PCL/F68/PCL 
nanoparticles. It is to be noted, that the physical mixture of albumin with nanoparticles is not 
considered to be part of the invention. 

The results are shovm in Fig. 15 which is a graphic representation of the percent of albumin 
remaining in the PCLyF68/PCL nanoparticles as function of time in days. Referring to Fig. IS, 
the chemically coupled albumin was very stable. More than 90% of the coupled albumin remained 
after 62 days of incubation. The physically mixed albumin/polymer specimen exhibited faster 
leakage than Uie coupled specimen during the first 5 days. The high molecular weight of albumin 
may impede its diffusion from the polymer particles. 

Table 15 shows tiie results of coupling heparin to various block copolymer particles. 
Approximately 5% w/w hq»rin was coupled to particles of each identified copolymer. 

Table 15 



1 Specimen 


Amount of Hq>arin 
(mg) 


Heparin % (w/w) 
coupled to polymer 


Efficiency of | 
Heparin CoiqiUng 
(%) 


1 PEG/PCL/PEG 


0.64 


5.87 


14.68 


1 PCL/F68/PCL 


0.51 


4.95 


12.38 


1 PCUEX2S2/PCL 


0.46 


5.05 


12.63 
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Hqnrin-coupled nanoparticles were subjected to standard APTT testing. No dotting 
occuned over 200 seconds for dog plasma treated with hq>arin<oupled nanoparticles, confirming 
the antithiombogenic effect of the coupled heparin. In comparison, un-hepariniied particles clotted 
within 20-30 seconds. 

Figs. 16A through 16C are graphical representations of the stability of the heparin-coupled 
nanopanides of Table 15 expressed as % bound heparin remaining over time in days. The 
chemically coupled heparin is substantially more stable than the physically mixed. About 85% of 
the heparin remained in the chemically coupled partides after 43 days as compared to 15% in the 
iriiysically mixed samples. 

Example 19: 

U86 and dexamethasone were incorporated into nanqarticles comprising PCL-based 
copolymers. The nanoparticles were prepared by the in-solvent emulsification-evaporation 
technique described above (see. Example 18). However, since the block copolymers contain both 
hydrophobic and hydrophilic features, a surfactant is not necessarily required to form the initial oil- 
in-water emuldon. 

The PCL-based polymer and hydrophobic drug were dissolved in an organic solvent, 
mediylene chloride. Ute organic phase was sonicated in an aqueous phase, which in this particular 
embodiment was a sodium phosphate buffer (pH 8.0), to form an oil-in-water emulsion. The 
oiganic solvent was evaporated at room temperature with stirring. The nanoparticles were 
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recovered by iiltiacentrifugation and dried by lyophilization. The hydroxyl end groups on the 
block copolymers allowed heparin to couple on the particle surface. 

In a specific illustrative embodiment, dexamethasone QS mg) was dissolved in a 
combination of 0.5 ml acetone and 0.3 ml ethanol. The dnig solution was mixed into a polymer 
solution (100 mg) dissolved in S ml methylene chloride. The organic phase, containing drug and 
polymer, was emulsified with sonification at 55 Watts of energy output* into 20 ml 1% PVA 
solution for 10 minutes over an ice bath to form an oil-in-water emulsion. The organic solvent was 
evaporated at room temperature for 16 hours. The nanoparticles, thus-formed, were recovered by 
ultracentrifiigation, washed three times vnth water, and lyophilized. 

Table 16 shows the mean particle size, drug loading, and heparin coupling to U86- 
containing nanoparticles. Anti-thrombogenic activity was confirmed by the APTT test which 
showed no clotting in greater than 200 seconds for the beparinized nanoparticles. The copolymer 
of F68/PCL/F68 formed the smallest particles due to the long free hydrophilic Pluronic F68 chain 
on both ends of the copolymer. FCL/PEG/PCL block copolymer also formed small particles. 

Table 16 



Spedmen 


U86 loading 
(w/w) 


Hqarin Coupling 
(«) 


Panicle Size 9 
(nm) 1 


F68/PCL/F68 


12.8 


3.86 


131.2 


PCUF68/PCL 


25.2 


2.67 


585.8 


PCL/PEG/PCL 


16.1 


4.16 


168.5 
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Fig. 17 is a graphical lepitsentation of the in vitro release of U86 from the heparinized 
nanoparticles expressed as % U86 released over time in days. Over a 33 day period, about 85% 
of the incorporated U86 is released from PCL/PEG/PCL, 75% from F68/PCL/F68, and 50% from 
PCL/F68/PCL. The nanoparticles remained intact after 33 days in the in vitro environment. It is 

5 hypothesized that release of U86 from the particles in the first 30 days was primarily by diffusion. 
The remaining U86 will be released more slowly as the polymer degrades. Fig. 17 also shows that 
PLGA nanoparticles release a greater amount of drug than the PCL-based triblock copolymers. 

Dexamethasone-containing nanoparticles were made in accordance with this Example and 
incorporated into ABA-type copolymers identified on Table 17 below. Since ABA-type copolymen 

1 0.. were used in this specific illustrative embodiment, and hence the end segments were hydrophobic, 
a sur£ictant, specifically 1 % aqueous PVA solution, was employed to emulsify the medium. PCL 
homopolymer (PCL/EX252/PCL), the expanded PCL-diol which is compound 33 on Fig. 7, was 
also used to make dexamethasone-containing nanoparticles for comparative purposes. 

Table 17 shows the particle size, drug loading and results of standard APTT tests of 

1 5 hqnrin-coupled, dexamethasone-containing nanoparticles. The PCL/F68/PCL nanoparticles were 
particularly small. All particles showed good anti-thrombogenic activity. 
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Table 17 



Specimen 


Dexamethasone 
loading (w/w) 


Particle Size 
(nm) 


Thrombin Time 
(sec.) 


PCiypEG/PCL 


33.9 


117.5 


>200sec. 


PCL/F68/PCL 


22.1 


72.2 


>200 sec. 


PCL/EX252/PCL 


28.7 


177.0 


> 200 sec. 



Fig. 18 is a graphical representation of the % dexamethasone released in vitro over time, 
in days, for the nanoparticles described on Table 17. Within 21 days, about 80% of the 
incorporated dexamethasone was released from PCL/F68/PCL. 65% from PCL/PEG/PCL. and 
50% from the PCL homopolymer. Smaller particle size and lower drug loading resulted in quicker 

10 release in the first three days as demonstrated by the PCL/F68/PCL nanoparticle. On the other 
hand, larger particles with higher drug loading demonstrated longer periods of sustained release as 
shown by the results for the PCL/PEG/PCL and PCL/PCL/PCL nanoparticles. 

The block copolymers of the present invention can also be used as a matrix carrier for 
controlled release of biomacromolecules, such as albumin (BSA). Films containing 15% BSA were 

1 5 made from ABA-type block copolymers and PCL homopolymers by hot compression molding at 
130'' F and 1 ton of pressure. The resulting films of about 150 /xm thickness were cut into 1 x 1 
cm pieces and shaken in pH 7.4 phosphate buffer at 37"" C. The amount of BSA released in vitro 
from the films was monitored by measuring absorbance at 595 nm using a BIO-RAD Protein Assay 
reagent (Bio-Rad Company, Hercules, CA). The results arc shown in Fig. 19 which is a graphical 
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iq>resentation of the in vitro release of BSA expressed as the % BS A released over time in days. 
Referring to Fig« 19, it is obvious that the release of albumin from PCL/PEG copolymers is much 
higher than the release from the PCL homopolymer. This suggests that the release of high 
molecular weight proteins, which are typically hydrophilic, from a copolymo* matrix is positively 

5 retatcid to its hydrophobicity. 

Contact angle measurements, which relates to the interfacial tension between solid polymer 
particles and water, were made to assess^ the hydrophilicity/hydrophobidty of several hydroxy- 
terminated triblock copolymen of the present invention, PCL/F68/PCL and PCL/PEG/PCL, as a 
function of molar ratio of hydrophobic to hydrophilic components. The results are shown below 

10 in Table 18. If the contact angle is small, the polymer surface is hydrophilic and vice versa. 
Hydrophilicity/hydrophobicity may be an important parameter in the cellular uptake of the formed 
nanoparticles in practical embodiments, such as treatment or prevention of restenosis and 
immunization with orally administered vaccines. In the latter case, the uptake of hydrophobic 
particles, such as polystyrene particles, by the Peyer*s patches is greater than the uptake of more 

1 5 hydrophilic particles, such as PLGA particles. 
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Table 18 



CONTACT DATA 


PCL/FdS/PCL 




Molar Ratio of F68 (%) 


Contact Angle ± Standard Deviation 
F68 


1 


0.000 


60.220 ± 0.280 


2 


10.000 


49.730 ± 1.520 


3 


33.000 


34.470 ± 1.360 


4 


40.000 


24.330 ± 1.380 


5 


50.000 


20.460 ± 1.470 


6 


58.000 


16.140 ± 1.020 


PCL/PEG/PCL 


1 


Molar Ratio of PEG (%) 


Contact Angle ± Standard Deviation 
PEG 


0.000 


60.220 ± 0.280 


2- 


30.000 


39.200 ±1.110 


3 


50.000 


30.020 ± 1.900 


4 


58.000 


18.550 ± 1.320 


5 


80.000 


10.780 ± 1.900 



The foregoing demonstrates that the PCL block copolymers of the present invention can 
be formed into nanopaiticles, heparin can be covalcntly bound to the surfiace to confer anti- 
coagulant activity to the nanoparticles, and proteins and/or peptides can be bound to the surface 
and released therefrom. Of course, the PCL-based copolymers of the present invention are 
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derivatizable, and can thus, be reacted with a variety of bioactive agents or surface modifiers. 
In some embodiments, no detergents are necessary for the formation of nanoparticles. 
Furthermore, the unique formulations permits a far wider range of breakdown duration times 
than possible with standard PCL. Breakdown times can range from less than an hour to 
months, and even as much as three years based on reports. See, for example, Damey, ei al. , 
Fertility and Sterilitv , VoL 58, pp. 137-143 (1992); Damey, et al.^ Am. J. Obstet. Gynecol. . 
Vol. 160, pp. 1292-1295 (1989); and Ory, «r a/.. Am, J, Obstet. Gynecol. . VoL 145, pp. 600- 
604 (1983). 

In addition to nanoparticles, it should be noted that the novel PCL-based copolymers of 
the present invention, and methods of making same, are applicable to the manufacture of 
microparticies, nanoparticles, coatings, and biodegradable monolithic drug depots or polymer 
matrices and/or devices, such as surgical sutures, catheter tips, urinary catheters, etc. 
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HL Mftthnd of Use Embodiments: 

The nanoparticle form is particularly suited for catheter*based local drug delivery at any 
site which can be accessed through the vasculature, or by other interventional means. 
Therefore, the nanoparticles of the present invention are contemplated for use in catheter-based 
delivery systems, particularly in interventional cardiology applications and systems and in the 
treatment of the vasculature. Active agents for these applications, include, without limitation, 
dexamethasone, corticosteroids, thrombolytic drugs, calcium channel blockers, and-platdet 
action drugs, anti-proliferative agents, such as U86, cytoskeletal inhibitors, DNA, anti- 
inflammatories, and immunosuppressants. 

(1) Prevention of Restenosis 

In a specific method of use aspect of the invention, the nanoparticles are useful for local 
intravascular administradon of smooth muscle inhibitors and antithrombogenic agents as part of 
an intervenponal cardiac or vascular catheterization procedure, such as a balloon angioplasty. 
Due to thdr small size, the nanopardcles may penetrate the arterial wall, for example, and 
freely enter extracellular spaces. 

Nanoparticles are made particularly suitable for intravascular use by co-incorporadon of 
one or more additives to reduce thrombogenicity and enhance extracellular matrix adheaon. 
The additives specifically contemplated for this purpose include detergents or surfactants such as 
polyvinyl alcohol, heparin, albumin, cytokines, and various lipids including phospholipids and 
fetty adds, or a combination thereof. Surface modification witti titc detergent, DMAB, 
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produced the best results, in terms of retention, as shown in the experimenta] results reported 
hereinabove (see Tables 6 and 7). Modifying the surface charge of the nanoparticles, imparting 
muooadhesive properties to the nanoparticles, and loading the nanoparticles with albumin further 
increased efficacy. 

5 Model bioactive agents for this embodiment of the invention include the hydrophobic 

drugs, U86 and dexamethasone. However, in a specific advantageous embodiment, cytochalasin 
B was formulated into PLGA nanoparticles in accordance with Example 20 hereinbelow. 

For treatment of restenosis of vascular smooth muscle cells, preferred therapeutic agents 
include protein kinase inhibitors, such as staurosporin or the like, smooth muscle migration 

10 and/or contraction inhibitors such as the cytochalasins, suramin, and nitric oxide-releasing 

compounds, such as nitroglycerin, or analogs or functional equivalents thereof. Cytochalasins 
are believed to inhibit both migradon and contraction of vascular smooth muscle cells by 
interacting .with actin. Specifically, the cytochalasins inhibit the polymerization of monomeric 
G-actin to polymeric F-actin, which, in turn, inhibits the migration and contraction of vascular 

1 5 smooth muscle cells by inhibiting cell functions requiring cytoplasmic microfilaments. The 
cytochalasins include mold metabolites exhibiting an inhibitory effect on target cellular 
metabolism, including prevention of contraction or migratim of vascular smooth muscle cells. 
Cytochalasins are typically derived from phenylalanine, tryptophan, or leucine and are described 
more particulariy in International application WO 94/16707 published on August 4, 1994; WO 

20 94/07529 published on April 14, 1994; and Japanese Patent Nos 72 01,925; 72 14,219; 72 
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08,533; 72 23,394; 72 01924; and 72 04, 164. The text of the cited publications is 
incorporated and included herein by reference. Exemplary molecules include cytochalasin A-H 
and J-S: chaetoglobosin A-G, J, and K; deoxaphomin, proxiphomin, protophomin, zygosporin 
D-G, aspochalasin B-D and the like» as well as fiincdonal equivalents and derivatives* 

5 Cytochalasin B is used in this example as a model, and preferred, compound. 

While the present example directly applies cytochalasin-bound nanoparticles to vascular 
tissue, it is to be understood that the invention clearly contemplates the surface modification of 
the nanoparticles so as to include binding proteins/peptides, such as vascular smooth muscle cell 
binding proteins, to target the nanoparticles. Vascular smooth muscle binding proteins include 

10. antibodies (e.g., monoclonal and polyclonal affinity-purified antibodies, F(ab*)2. Fab', Fab, and 
Fv fragments and/or complementary determining regions (CDR) of antitxxiies or functional 
equivalents thereof; growtii factors, cytokines, and polypeptide hormones and the like; and 
macromolepules recognizing extracellular matrix receptors, such as integrin and fibronectin 
recepton. In addition, binding peptides for targeting the nanoparticles would include binding 

1 5 peptides for intercellular stroma and matrix located between and among vascular smooth muscle 
cells. These peptides are associated wiUi epitopes on collagen, extracellular glycoproteins, such 
as tenascin, reticulum and elastic fibers and other intercellular matrix materials. 
Example 20; 

ISO mg PLGA was dissolved in S ml methylene chloride and IS mg cytochalasin B 
20 (Sigma Chemical Co., Su Louis, MO) was dispersed in the polymer solution. Acetone (about 4 
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ml) was added drop-wise, with stirring, until a clear solution, or oi^anic phase, was formed. 
The organic phase was emulsified in 20 ml 2.5% PVA solution with sonication to form an oil- 
tn-water emulsion. The oil-in-water emulsion was stirred for 16 hours on a magnetic stir plate 
to eviqx>iate the organic solvents. The resulting nanopartides were recovered by 

5 ultracentrifiigation, washed until free from un-entrapped cytochalasin B and lyophilized for 48 
hours. A typical yield for this procedure is about 60%. The nanopartides have about 7.08% 
w/w drug loading and an average particle size of 145.4 ± 44.1 nm. 

In order to evaluate cdlular uptake of cytochalasin B-loaded nanopartides, a fluorescent 
dye* coumarin*6, was incorporated into the nanoparticle formulation of Example 20 

10 Spedfically, approximately 0.1% by wdght coumarin-6 was dissolved into the organic phase 

prior to emulsification. The uptake of cytochalasin-B and subsequent retention by B0S4 primate 
smooth musde cells (passage #25) in tissue culture. The target cells were plated out in 100 mm 
plates for 24 hours prior to use at 2.5 x lO' cdls/plate (a confluent monolayer for the culture 
cdl). The target cells were exposed to 5 mi/plate cytochalasin B-containing nanopartides made 

15 in accordance with this example (10 fig/ml in complete media) for one hour at C. Then, 
the monolayer was washed two times with 10 ml complete media, and re-supplied with 10 ml 
complete media. 

The cells were harvested by trypsin/EDTA cell removal, with low speed centrifiigation. 
The cdl pellet was resuspended in PBS/2% new bom calf serum/0.05% sodium azide. The 
20 uptake of nanopartides into the cells was quantified by two methods: by direct measurement of 
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fluoiescence by flow cytometiy and by fluorescent spectnq)hotonietric measurement of the 
extract of coumarin-6 from the cells with ethyl acetate. The results are given bdow in Table 
19. Time '0' was harvest time, measurements were made after 2 hours and 24 hours of 
incubation at 37^ C. The fluorescence data was collected in log scale and con\«rted to linear 
5 via control samples. The linear values are iqrarted FE value (fluors intensity). 

Table 19 



10 



1 Cellular Fluorescence (flow cytometry) 


Coumarin in Extracts 


Time Posted 
(hrs) 


Fluoresoencee 
FE 


% Retention 


Coumarin-6 
(ng) 


% Retention 


0 


871 


100 


1.63 


100 


2 


255 


29 


0.56 


34 


24 


145 


16 


0.29 


18 



Rdease of cytochalasin-B was evaluated in vitro over a 30 day period in a double 
diffusion chamber in accordance with the technique described herein, 5 mg nanoparticlcs 

15 per ml physiological phosphate buffer (pH 7.4, 0. 154 mM) at 37* C. The result are shown in 
Fig. 20 which is a grsq)hic xqiresentation of the in vitro release of cytochalasin-B over time (in 
days) expressed as the peicent of total cytochalasin*B rdeased into the buffer from nanoparticlcs 
of the type made in Example 20. A sample of nanoparticlcs containing the fluorescent dye 
Couniarin-6 was also tested in ^ntro to ascertain whether the dye affected release of the active 

20 agent from the nanoparticlcs. 
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The therapeutically effective amount of nanoparticles will depend on several factors, 
including the binding affinity of any vascular smooth muscle binding protein associated with the 
nanoparticles, the atmospheric pressure applied during inlFiision^ the time over which the 
thoapeutic agent is applied and resides at the vascular site, the nature of the therapeutic agent 

5 employed, the rate of release of the therapeutic agent from the nanoparticles, the nature of the 
vascular trauma and therapy desired, and the intercellular and/or intracellular localization of the 
nanoparticles. For intravascular administration, the nanoparticles are suspended in a suspending 
medium suitable for injection, preferably in a concentration of 0.1 mg/ml or less to 300 mg/ml, 
and preferably in the range of 5 to 30 mg/ml. This concentration of nanoparticles is in excess of 

1Q the therapeutically required amount and is still 'fluid" for injection. For cytochalasin, a lO"' M 
to 10*'^ M concentration at the site of administration in a blood vessel is preferred. 

In a preferred embodiment of the invention, the nanoparticles formed by the methods 
described hereinabove can be regionally and selectively injected into a target zone with a custom 
angioplasty catheter developed for this purpose since blood flow must be interrupted during the 

1 5 injection process. Several custom catheters which would be suitable for the purpose are 
currently in the investigational stage. These are the Wclinsky catheter (C.R. Bard, Inc., 
Billerica, MA), the Dispatch catheter (Sci-Med, Minneapolis, MN)> and the Cordis Arterial 
Infusion catheter (Cordis Corporation, Miami Lakes, FL). US Patent No. 4,824,436 describes 
a catheter which has the ability to form a blood-free chamber within the artery into which fluid, 

20 such as a solution of heparin, can be delivered under pressure. US Patent No. 3,049,132 



wo 96/20698 PCr/US96)/0a476 



-103- 

describes yet another catheter adapted for delivery of a liquid therapeutic agent. Of course, 
conventional catheters can be othenvise modified by a person of ordinary skill in the art to 
discharge the novel drug delivery ^stem to an arterial (or other organ) wall. Further, infusion 
needles, or any other means of injecting rumoparticles are specifically within the contemplation 

5 of the invention. 

In a method of use, the nanoparticles are injected under pressure, illustratively 2 to 10 
atm, with 3-6 being preferred, to the wall of the vessel preceding, during, or subsequent to the 
damaging intervention, such as angioplasty. In a piefentd embodiment, the nanoparticles 
include heparin which confers antithrombogenic properties in addition to inhibiting smooth 

10 muscle cell proliferation. In addition, surface modification with the detergent DMAB produces 
excellent results with respect to retention at the site of administration. The nanoparticles adhere 
to the intramural tissue and slowly degrade to release therapeutic agent which may be smooth 
muscle inhibitors, including agents that modulate inuacellular Ca^^ and Ca^^ binding proteins, 
Tcoq>tor blockers for contractile agonists, inhibitors of the sodium/hydrogen antiporter, protease 

IS inhibitors, nitrovasodilators, phosphodiesterase inhibitors, phenothiazines, growth factor 

iecq>tor antagonists, anti-mitotic agents, immunosuppressive agents, antisense oligonucleotides, 
and protein kiruise inhibitors. 

In an advantageous method aspect, inducing an osmotic shock to the vessel wall with a 
hypertonic solution prior to, or contemporaneously with, nanoparticle administration further 

20 enhances drug entry and extracdlular matrix penetration. 
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Although disclosed in tenns of prevention of restenosis following angioplasty, the 
method of the present invention can be applied to any balloon catheter procedure for such 
conditions as coronary artery disease, benign prostatic hypertrq>hy, malignant disorders of 
various tissues available to tubtilar access, occlusions in peripheral or cardiac vasculature, 
clearing and restoring prostatic and other intrusions in the urethra, opening fallopian tubes, and 
dilating esophageal strictures. Tissue injury and resulting proliferation of smooth muscle cells is 
often a contributing factor to complications from these procedures. Thus, the treatment of 
conditions wherein the target tissue or cdl population is accessible by local administration, such 
as by catheter, infusion needle, surgical intervention, or the like, is within the contemplation of 
the invention. 

Specifically included is the treatment of cancer with anticancer agents incorporated into 
nanoparticles made in accordance wiUi the present invention. Of course, the anti-cancer-laden 
nanoparticles can be surface modified to target and/or enhance retention at tiie site. Anti-cancer 
agenu include, but are not limited to, alkylating agents, such as mechlorethamine, 
cyclophosphamide, ifosfanude, mephalan, chlorambucil, hexamethylmelamine, thiotepa, 
busulfan, carmustine, lomustin, lomustine, semustine, steptozocin, dacarbaadne; antimetabolites, 
such as methotrexate, fluorouracil, floxuridine, cytarabine, mercaptopurine, thioguanine, 
pentostatin; natural products, such as alkaloids (e.g., vinblastine or vincristine), toxins (e.g., 
etoposide or teniposide), antibiotics (e.g., such as dactinomycin, daunorubicin, bleomycin, 
pUcamycin, mitomycin), and enzymes, (c.g.. L-asparaginase); biological response modifiers. 
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such as Interfenm-a; honnmes and antagonists, such as adrenocortocoids (e.g,, 
dexaniethasone)» progestins, estrogens, anti-estrpgens, androgens, gonadotropin releasing 
hormone analogs; miscellaneous agents, such as cisplastin, mitoxantrone, hydroxyurea, 
procarbazine or adrenocortical suppressants (e.g.» mitotane or aminoglutethimide). 
(2) Sustained Release of Protein/Pcptide Vaccine for Iinmiint7^Hnn 
In this embodiment, the nanoparticles can be orally administered in an enteric capsule to 
be delivered to the gastrointestinal tract which will result in result in uptake by the intestinal 
mucosa and the Peyer*s patch. This embodiment is useful for immuniiation with 
protein/pq>ttde based vaccines, but can be adapted to deliver gene therapy to the Peyer's Patch 
lymphoid tissue. 

Convendonal methods of immunization generally require multiple injections at certain 
time intervals to achieve the desired protective immune response. Thus, multiple contacts witii 
health care .personnel are necessary. This is associated with a high "drop out" rate and a lack 
of cost-effectiveness, particularly in developing countries. It would be advantageous to provide 
an orally adnurustered single dose vaccine immunization system which contains both an 
adequate priming dose as well as staged booster dose(s). In addition to securing compliance 
with the dosing schedule, such a dosage form would be less costly, and hence, more 
conqpetitive. Cost would further be reduced for oral dosage forms which do not require 
needles, syringes, etc. 
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The sustained release of antigens ftom nanoparticles. and its subsequent processing by 
the macrophage and presentation to the immune system, results in an immune response. A 
single dose oral vaccine using capsule-protected nanoparticles of the type made in accordance 
with the present invention has been shown to achieve an immune response comparable to that of 

5 the conventional method of subcutaneous immunization with alum tetanus-toxoid. The capsule 
is designed to protect the nanoparticles and encapsulated antigen from gastric enzymes and 
acidic pH, and to release the enclosed antigen loaded nanoparticles in a burst in the ileum for 
optimal uptake by the gut-associated lymphoid tissue (and subsequent delivery to the mesenteric 
lymph nodes) in order to induce an immune response. 

10 The capsule may comprise a protective time-release capsule of the type known in the 

prior art, and preferably is an osmotically controlled, time-release capsule of the type disclosed 
in USPN 5,229,895 issued on July 20, 1993, the disclosure of which is incorporated herein by 
reference. .However, any capsule coated with enteric polymers can be used for the purpose. 
Such enteric polymers include cellulose aceute phthakue, shellac, Eudragit (sold by Rohm 

1 5 Pharmaceutical, Philadelphia, PA), eic. diat bypass the acidic pH of the stomach and dissolve in 
tiie intestine. The time of release of the capsule contents depends upon the number of polymer 
coats and structure as is known in the art. 

In the particular embodiment described herein, the nanoparticles are contained in a 
PORT* system capsule (TSRL, Ann Arbor, MI) which is an oral drug delivery system designed 

20 to bypass the stomach and release a dose of drug to the gastrointestinal tract at specific times. 
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The design of the PORT" system is based on controlling the flux of water into a gelatin capsule 
via a polymer film coating which regulates water flux into the capsule. As the capsule travels 
down the gastrointestinal tract, pressure builds inside the capsule from the influx of water and 
forces the contents out in a pulse. The influx of water is r^ulated by varying the thickness of 

5 the polymer film coating on a gelatin capsule wall. The coadngs used in this particular 

embodiment were cellulose acetate which regulates water flux into the capsule and cellulose 
acetate phthalate which resists stomach acid, but dissolves at intestinal pH^ As the amount of 
coating applied to capsule is increased, the penneability and water flux decreases. The decrease 
in water flux decreases the rate of pressure build-up within the capsule, thereby prolonging the 

10 time of the pulse. The pulse times can illustratively range from 4 to 9 hours for film coatings 
of 4 to 11%. 

In addition to containment in a controlled-release capsule, the nanoparticles can be 
adapted to have staged, variable breakdown periods to achieve priming and booster doses. 
Formulation of a biodegradable polymeric non-antigen-containing sealing coat(s) which delays 
1 S hydrolysis of the biodegradable polymer, and sur&ce modification as described herein, are 
several of the techniques which may be used to vary the breakdown rate. 

Although the following example is directed to the use of nanoparticles for the delivery of 
tetanus-toxoid vaccine as the model protein-based vaccine, it is to be understood tiiat the system 
may be useful for delivery of other vaccines, or combinations of vaccines, to achieve long-term 
20 protective immune responses against any vaccine-preventable disease. Illustrative examples are 
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bacterial vaccines such as tetanus, cholera toxin, hqiatitis B, aceUular pertussis. Staphylococcus 
enterotoxin B, pneumococcus, Staphylococcus and Streptococcus antigens, and others, including 
combined diphtheria, pertussis, and tetanus (DPT); E. Coli (enteropathogenic); and vital 
vaccine proteins, such as all AIDS antigens, viral proteins (e.g., influenza virus proteins, 

5 adenovirus, and others); live virus in microcapsules (e.g., attenuated poliovirus), Hepatitis viral 
components. Rotavirus components. 

Orally administered controlled release nanoparticles can induce a secretory immune 
leqxHise (IgA) in addition to a systemic immune response (IgG). This would be particularly 
useful for the prevention of respiratoiy, vaginal, and gut-associated mucosal infectious diseases. 

10 faampteZl; 

Tetanus-toxoid (provided by the Serum Institute, Pune, India ) was loaded into PLGA in 
the water»in-oil-in-water emulsification technique of Example 10 hereinabove. The technique 
produced a 57% entrapment efficiency with 12% antigen loading. Particle size distribution 
studies revealed a uniform particle distribution with a mean particle diameter of 154.3 T 82.7 

1 5 nm. The in vitro release rate of tetanus toxoid from the PLGA nanoparticles into a phosphate 
buffered saline at 37"" C a^yproximates first order Idnedcs. 

More particularty, tetanus toxoid and a viscosity enhancer, Pluronic F-125 (BASF, 
Parsippany» NT), are dissolved in water. PLGA (50:50, molecular weight 90,000, inherent 
viscosity, 1.07; Birmingham Polymers, Inc, Birmingham, Alabama) is dissolved in methylene 

20 chloride (3% w/v). The tetanus toxoid solution and the PLGA solutions are sonicated to form a 
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water-in-oil primary emulsion. The primary emulsion is then emulsified into an aqueous 
solution of PVA (2.5% w/v) to form a water-in^il-in-water emulsion. The organic solvent is 
then evaporated, the nanoparticles are recovered by ultraoentrifugation, washed three times with 
water, resuqxnded in water and lyophilized. 
5 Examplg 22; 

Nanopartides incorporating BSA and 0.05% Rhodamine dye were administered to a 
group of rats (male, Sprague-Dawley, 230-250 mg) in order to detect their presence in the 
intestinal mucosa and Peyer*s patch lymphoid tissue. The nanoparticles used in this study had a 
particle size of 150 7 48.5 nm. Fluorescent microscopy revealed significant uptake of the 
10 nanoparticles in the Peyer*s Patch lymphoid tissue. 

Example 23.' 

The use of the nanoparticles of the present invention as a drug delivery device for 
vaccines has been demonstrated by studies in rats. Tetanus Toxoid loaded nanoparticles (15 Lf) 
were prepared and subcutaneously injected in rats. The immune response, as measured by IgG, 
15 MS^nil, was compared to the immune response in rats to which conventional Alum-Tetanus 
Toxoid conjugate (Pasteur-Merieux through US supplier, Connaught Laboratories, Inc., 
Swifiwater, PA; 5 2^ had been subcutaneously administered. The results are shown on Fig. 21 
which is a graphic representation of the immune response, as measure by IgG, tigfrtii, at 21 
days post-immunization and 30 days post^immunization. 



wo 96/20698 



PCTA3S96/00476 



-110- 

The immune response in the shcm-term was virtually identical. The nanoparticles 
continue to release Tetanus Toxoid for 30 days, thus prolonging the sensitization-exposure 
period and enhancing the long term immune response. Further, the results demonstrated that 
the immunogenicity of Tetanus Toxoid is not adversely affected by the nanoparticle formulation 
5 procedures. 

As demonstrated above, the nanoparticles of the present invention can be adapted for 
oral administration, as well as intravascular or subcutaneous administration, for sustained 
rdease of drugs or vaccines or used as an immunological adjuvant for immunization. Vaccines, 
as well as gene ihazpy for the paraintestinal lymphoid system, can be orally administeitd. 
10 In addition to the foregoing, nanoparticles suitable for vaccination can be administered 

via the following routes: intramuscular, subcutaneous, oral, nasal, intraperitoneal, rectal, and 
vaginal. 

(3) Gctc Therapy 

The nanoparticles can be used to deliver genetic material in a targeted manner. In this 
1 5 application, the nanoparticles can be formulated for administration via the oral route or the 

mucous membrane. The nanoparticles are capable of sustained administration of gene therapy, 
particularly to the lymphoid system surrounding the ileum as described hereinabove. 

However, nanoparticles containing genetic material can also be devised and targeted for 
ate-spedfic delivery to other cells or tissue types by injection and/or implantation. Also 
20 specifically contemplated arc genetic material suitable for tiie DNA or anti*sense treatment of 
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cardiovascular disease, including platelet-derived growth factor, transfomning growth facton, 
alpha and beta, fibroblast growth factors (acidic and basic), angiotensin n, hq>arin*binding 
epidermal growth £actor-lllce molecules, Interieuldn-l, alpha and beta, Interleukin-6, insulin- 
like growth (actors, oncogenes (c-myb, c-myo, fos, and others), prollferadng odl nuclear 

5 antigen, cell adhesion molecules (intracellular adhesion molecules, vascular cdl adhesion 
molecules, and others), and platelet surfiace antigens (lib /ma and others). 

In another Ulustrative embodiment, the nanqiarticles of the present invention may be 
used as a carrier for nucleic acids, such as an osteotropic gene or gene segment. The 
nanoparticles have the capability of transferring nucl«c adds into bone cells and tissues for 

10 promoting bone growth and regeneration. In one specific embodiment, an osteotropic gene or 
gene segment is transferred into bone progenitor cells to stimulate progenitor cells and promote 
increased bone formation. The DNA-carrying nanoparticles may be injected to the site, which 
may be bone or skeletal connective tissues, such as tendons, cartilage, and ligaments. Specific 
examples include bone morphogenic proteins (BMP2 and 4 and others), transforming growth 

15 £actor, such as TGF-/31-3, activin, iriios{Aoproteins, osteonectin, osteopontin, bone sialoprotein, 
osteocalcin and other vitamin-k dqiendent proteins, glycoproteins^ such as aggrecan, glycan, 
and others, and collagen (I, II, and others). Further specific examples are described in co- 
pending US patent application numbers 08/199,780 filed on February 18, 1994 and 08/316,650 
filed on September 30, 1994, assigned to the assignee hereof, the disclosures of which are 

20 incorporated by reference herein. 
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Regulatory fecton involved in bone rqnir are known to include systemic hormones, 
cytokines, growth factors, and other molecules that regulate growth and di^ierentiation. Various 
osteoinductive agents have been purified and shown to be polypq>tide growth-fiactor-like 
molecules. These stimulatory factors are referred to as bone moiphogenetic or morphogenic 
proteins (BMPs), and have also been termed osteogenic bone inductive proteins or osteogenic 
proteins (OPs). Several BMP genes have now been cloned and the common designations are 
BMP-1 through BMP-8. 

BMPs 2-8 are generally thought to be osteogenic, although BMP-1 is a more generalized 
morphogen (Shimell, et al., 1991). BMP-3 is also called osteogenin (Luyten, et aJ., 1989) and 
BMP-7 is also called OP-1 (Ozkaynak, et al. , 1990). BMPs are lebued to, or part of, the 
oansforming growth factor-^ (TGF-ft superfamily, and both TGF-/51 and TGF-/J2 also 
r^ulates osteoblast function (Seitz, et al., 1992. Several BMP (or OP) nucleotide sequences 
and polypeptides have been described in US Patents. e.g., 4,795.804; 4.877,864; 4.968,590; 
5,108,753; including specifically BMP-1 disclosed in 5,108,922; BMP-2A in 5.166,058 and 
5,103,649; BMP-2B in 5,013, 649; BMP-3 in 5,116,738; BMP-5 in 5,106,748; BMP-6 in 
5,187,076; BMP-7 in 5.108,753, and 5,141,905; and OP-1, COP-5 and COP-7 in 5.011.691. 
In addition, an article by Wozny, et al, is incorporated herein by reference to describe BMP 
molecular clones and their activities. The cited literature, including the patent literature 
qiecifically, also teaches how to prepare an osteotropic gene segment or cDNA. 
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Other growth factors or hormones that have been reported to have capacity to stimulate 
new bone formation include acidic fibroblast growth factor, estrogen, macrophage colony 
stimulating factor, and calcium regulatory agents such as parathyroid hormone. The use of 
bone stimulating proteins and polypeptides, particularly recombinant BMPs, has also been 
5 investigated. 

In the instant invention, nucleic acid segments are transferred into bone progenitor cells 
or tissues at the site in vivo. The nucleic add segment may be DNA (double or single-stranded) 
or RNA (e.g., mRNA, tRNA, rRNA); it may be a "coding segment", and antisense nucleic acid 
molecule. Thus, the nucleic acid segments may be genomic sequences, including exons and 

10' introns alone or together, or coding cDNA regions, or in fact any construct that one desires to 
transfer to a bone progenitor cell and virtually any form, such as naked DNA or RNA, 
including linear nucleic acid mdecules and plasmids, or as a functional insert within the 
genomes of various recombinant viruses, including viruses with DNA genomes and retroviruses. 
The invention may be employed to promote expression of a desired gene in bone cells or 

1 5 tissues and to impart a particular desired phenotype to the cells. This expression could be 

increased expression of a gene that is normally expressed , or it could be used to express a gene 
that is not normally associated with bone progenitor cells in their natural environment. 
Alternatively, the invention may be used to suppress the expression of a gene that is naturally 
expressed in such cells and tissues, and again, to change or alter the phenotype. Gene 
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sunmssion may be a way of expressing a gene that encodes a protdn that exerts a down- 
regulatory function, or it may utilize antisense technology. 

An osteotropic gene is a gene or DNA coding region that encodes a protein, polypeptide, 
or peptide that is capable of promoting, or assisting in the promotion of, bone formation, or one 
that increase the rate of primary bone growth or healing. In addition, an osteotropic gene may 
be capable of stimulating the growtii or regeneration of skeletal ccmnective tissues, such as 
tendon, cartilage, and ligament. Bone progenitor cells refer to any or all of those cells that 
have the capacity to ultimately form, or contribute to the formation of, new bone tissue. They 
specifically include various cells in different stages of differentiation, such as stem cell, 
macrophages, fibroblasts, vascular ceUs, osteoblast, chondroblasts, osteoclasts, and the like. 
Osteotropic genes and the proteins that th^ encode include, for example, systemic hormones, 
such as parathyroid hormone (PTH) and estrogen; many different growth factors and cytokines; 
chemotactic or adhesive pq)tides or polypqptidcs; molecules such as activin (US Patent No. 
5,208,219, incorporated herein by reference), specific bone morphogenetic proteins (BMPs); 
and growth factair receptor genes. 

Enamplff of suitable osteotropic growth facton include the transforming growth factor 
(TCF) family, specifically TGFs M, and particularly TGF-o, TGF-ffl, TGF-^ (US Patent 
Nos. 5,168,051; 4,886,747; and 4,742,033, each incorporated herein by reference); and 
fibroblast growth factors (FGF). such as acidic FGF and kFGF; granulocyte/macrophage colony 
stimulating facton (GMCSF); epidermal growth factor (EOF); platelet derived growtii factor 
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(PDGF); insidin-like growth facton (IGF)» including IGF-I and IGF-II; and leukemia inhibitory 

factor (UF). also known as HILDA and DIA. 

Preferred osteotropic genes and DNA segments are those of the TCP super£iumly, such 

as TGF-o, TGF-/91, TGF-^2, and the memben of the BMP femily of genes. Of course, the 
5 original source of a recombinant gene or DNA segment need not be of the same species as the 

animal to be treated. In this regard* it is contemplated that any recombinant FTH, TGF, or 

BMP gene niay be employed » such as those from human, mouse, and bovine sources. Gene and 

DNA segment refer to a DNA molecule that has been isolated free of total genomic DNA of the 

species from which it was obtained. Included within the term DNA segment are DNA segments 
10 and smaller fragments of such segments, and also recombinant vectors, including for example, 

plasmids, cosmids, phage, retroviruses, adenoviruses, and the like. 

The nanoparticles of the present invention may comprise one or more osteotropic genes 

or nucleic acid segments, in combination, or in combination with other proteins, peptides, or 

pharmaceutically active agents, and/or surface modifying agents. 
15 Example 24 : 

In a qiedfic embodiment illustrating use of nancqiaiticles of the present invention for 

deliv^ of DNA, or DNA fragments, luciferase marker DNA was incorporated into PLGA 

nanoparticles in accordance with the principles of the invention. 

COS cells (mouse kidney qiithelium) were transfected in vitro using the pGL2 plasmid 
20 eiqnsnon vector which encodes ludferase. A standard transfection protocol was used. In 
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brief, COS cells plated the day before were exposed to DNA Quciferase, Promega, Los 
Angeles, CA) for 2.5 hours in a standard cell culture medium, which medium lacked scrum. 
The cells were washed and then cultured in a medium with 10% serum supplementation for 60 
additional houn. 

In an experiment designed to evaluate the sustained release of DNA, 20 mg of plasmid 
DNA was complexed with DEAE-dextran and compared to DNA enclosed in PLGA 
nanoparticles at a concentration of dther 10 fig/ml or 20 figfnd. 

In order to make nanopartides, PLGA (90 mg) was dissolved in 3 ml chloroform. 
Nuclcase-free BSA (30 mg) and DNA (2 mg) were dissolved in 300 ^1 nuclease-free Tris • 
EDTA which is Tris buffer (Tris(hydroxymethyl)aminomethane; 10 mM, pH 7.4) containing 
0.1 mM EDTA. The DNA-containing solution was emuldfied with the PLGA polymer solution 
by sonication over an ice bath for 8 minutes using a microtip prc*e sonicator at 55 Watts of 
energy output. The resulting watcr-in-oil emulsion was further emulsified into 25 ml of 2% 
w/v PVA (M Wt. 30-70 K) solution in Tris-EDTA buffer saturated with chloroform using the 
sonicator probe at 55 Watts. The result was a watcr-in-oil-watcr emulsion. The waicr-in-oil- 
water cmulrion was sdncd for 1 8 hours with a magnetic stirrer in an open container, and then 
for 2 additional hours under vacuum to completdy evaporate tiie organic solvent. 
Nanoparticles, thus formed, were recovered by ultracentrifiigation, washed tiiree times with 
Tris-EDTA buffer, and lyophiliied for 48 hours. The resulting nanoparticles were stored 
desiccated. 
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Since DNA is water-solublet it is entrapped by the emulsion procedure and distributed 
throughout the polymer matrix. Targeting of DNA-containing nanoparticles can be 
accomplished as described hereinabove with appropriate surface modifying agents, such as 
ferritin, antibodies which are specific to target cells, marker proteins for receptors on target 
5 cells, or the provision of a characteristic lipid coating, among others. 

It should be noted specifically, that the Tris-EDTA huffier used in this specific 
illustrative embodiment, has antinuclease properties which prevent DNA breakdown during 
processing. In addition to Tris-EDTA, any other buffer or combination of buffers containing a 
calcium complexing or chelating agent, such as dithizone, nitrolotriacetic acid, citrates, 
10 oxalates, tartrates, and dimercaprol, is suitable for use in tiie practice of the invention. 

Calcium is a necessary cofactor in tht breakdown of DNA witi) nucleases, therefore calcium 
complexing agents which competitively remove calcium ions mitigate against the loss of DNA 
by this mechanism. In addition to tiie use of calcium complexing buffers, certain proteins, such 
as histones, protamine or polylysine, bind nuclease and tiierd)y block its damaging effect on the 
1 5 DNA. It is also advantageous to conduct die entire nanoparticle production procedure in a 

nuclease-fiee environment, such as by using nuclease-ftee reagents, such as nuclease-free serum 
albumin (available from Sigma Chemical Co., St. Louis, MO). 

Ludfeiase activity of the nanoparticles was determined by a substrate utilization assay 
using a commercially available kit (Luciferase Assay System, Promega, Los Angeles, CA) 
20 substantially according to the protocol supplied by the manufacturer. In brief, cells were 
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homogenizfid in 2 ml buffier (SO mM Tris acetate, pH 7.4, 1 mM EDTA, 1 tnM dithiotbreitol, 
10% glycerol, 1 mg/ml BSA). Immediately thereafter, O.S ml of cell culture lysis reagent 
(Pfomega) was added to the homqgenate, mixed well, and incubated at room temperature for 10 
minutes. To measure bacl^und activity (counts per minute, CPM), \00 pil of clarified 

5 homogenate was added to a clean microcentrifuge tube and luciferase activity was determined 
by scintillation counting for 1 minute at room temperature (1219 RackBeta Scintillation counter, 
LKB, suiq)lied through Wallace, Inc., Gaithersburg, MD, all channels open). The same 
procedure was used to measure background CPM of 1 ml luciferase substrate stock solution. 
Once background activity was determined, homogenate and substrate were mixed and counted 

10 immediately. Enzyme activity values were normalized to 1 fil of total protein. 

The results are shown graphically in Fig. 22 which is a plot of luciferase activity as 
CPM/^g protein for each specimen. The total amount of DNA contained in each batch of 
nanoparticles was considerably less than the control comparison for this experiment. Thus, the 
group designated PLGA-IO DNA contained 40 ng of DNA total and the group designated 

1 5 PLGA-20 DNA contained 80 ng of DNA. Furthermore, the sustained release of all the DNA 
from the nanoparddes would have actually occurred after 30 days as shown in the in vitro 
release studies conducted widi the model protein, BSA. Thus, the 2.S hours exposure to the 
nanoparticles constitutes a severe test of the efficacy of the nanoparticles since only minute 
amounts of DNA were released. Nevertheless, Fig. 22 shows significant expression above 

20 background of luciferase in three of the four DNA-containing nanoparticle groups. 
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In a still further illustrative embodiment of the inventiont a method of making 
nanoparticles has been developed which does not use sonification. It has been discovered that 
sonication may damage genetic material. The damaging effect is magnified with larger genes. 
Therefore, a technique has been developed using an excess of oiganic solvents, such as DMSO 
5 or chloroform, and a detergent to obtain nanoparticles without the use of sonification. 
E?tamglc 25: 

In a specific illustrative embodiment, DNA (lucifeiase, 2 mg) and nuclease*free BSA (30 
mg) are dissolved in 300 /il Tris-EDTA buffer to form an aqueous phase. The aqueous phase is 
homogenized into a PLGA polymer soludon dissolved in chloroform (90 mg PLGA in 3 ml 

10 chloroform) containing 1 % w/v Span-20 to form a water-in-oil emulsion. The primary 

emulsion is further emulsified by homogenization for 30 minutes into a 2% w/v solution of 
PVA in nuclease-free Tris*EDTA buffer which has been saturated with chloroform. The result 
is a multiple emulsion, or a water-in-oil-in-water emulsion. The organic solvent is evaporated 
at room temperature by stirring, uncovered, over a magnetic stirring plate for 18 hours. Then, 

1 5 a vacuum is applied for an additional 2 hours. The resulting nanoparticles are recovered by 
ultracentrifiigation, washed ttiree times with Tris-EDTA buffer and lyophilized. 

Nanoparticles which include osteotropic genes and/or other materials to stimulate bone 
growth, may be advantageously suspending in a gelling medium which is applied to the site of 
need. The nanoparticles, which may be in a gelling medium, may also be intimately mixed 
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with another material, specifically a bone filler, such as bone cement, dental adhesives, 
hydroxyapatite. and bone ceiamics, to bold the nanopaiticles at the site of application. 

Although the invention has been disclosed in terms of biodegradable polymers, in the 
specific embodiment directed to therapy to fewiUtate bone growth, nanopartides which are, at 
least in part, insoluble and non-degradable are contemplated. Such nanopartides could contain 
insoluble calcium phosphate ciystalline mineral components, for examjde, to render them 
osteoconductive, Le. , capable of fadlitating new mineral formation. Such insoluble 
nanoparticles would be integrated into the renewed bone structure. Specifically included arc aU 
caldum phosphate mineral frtiases, induding octacalcium phosphate, amorphous caldum 
phosphate, tricaldum phosphate, carbonate-apatite, and fiuorapatites, as weU as ceramics of all 
of the afoxementioned. Further, caldum bisphosphonates, or other crystalline salts or free adds 
or mono-, bis- or polyphosphonates, would be usefiil as fillers and surface roodi^ing agents. 
Synergistic combinations include ferric or aluminum salts of bisphosphonates. 

In addition lo the fn^oing, h is to be understood that the nanoparticles of the present 
invention would find widespread appUcation in the ddiveiy of bioactive agents in general. The 
purpose of the ddivery of bioactive agents may range from thenq)eutic to diagnostic (imaging 
agents), to cosmetic or nutritional. Nanopartide-based ddivery of gene therapy is expeded to 
improve tiansfection of DNA over a prolonged period of time. 

Although the invention has been described in terms of spedfic embodiments and 
applications, persons skilled in the art can. in light of this teaching, generate additional 
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embodiments without exceeding the scope or departing from the spirit of the claimed invention. 
Accordingly, it is to be undentood that the drawing and description in this disclosure are 
proffered to facilitate comprehension of the invention, and should not be construed to limit the 
scope thereof. 
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What is claimed is: 
Compo^on 

1 . A sustained release dosage fonn oomprmng: 

nanopardcles comprising a biocompadble, biodegradable polymer core having an average 
diameter of less than about 300 nm» the nanoparticles having associated or incorporated 
therewith at least cHie bioactive agent and/or at least one surface modifying agent. 

2. The sustained release dosage form of claim 1 wherein the average diameter of the 
nanoparticles is in the range of about 100-150 nm. 

3. The sustained release dosage form of claim 1 wherein the average diameter of the 
nanoparticles is in the range of about 10*50 nm. 

4. The sustained release dosage form of claim 1 wherein the biocompadble, 
biodegradable polymer is a synthetic polymer. 

5^ The sustained release dosage form of claim 4 wherein the biocompadble, 

biodegradable polymer is a synthetic polymer selected from the group consisting of 
polyesters, polyethers, polyanhydrides, polyalkylcyanoacrylates, polyacrylamides, 
poly(orthoesters), polyphosphazenes» polyamino acids, and biodegradable polyurethanes. 

6^ The sustained dosage release form of claim 5 wherein the biocompatible^ 

biodegradable polymer is a polyester selected from the group consisting of polylactides, 
polyglycolides, and polylactic polyglycolic copolymers. 
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7. The sustained release dosage form of claim 6 whemin the biocompatible, 
biodegradable polymer is a polylactic polyglycolic copolymer. 

8. The sustained dosage release form of claim 6 wherein the biocompatible^ 
biodegradable polymer is a polyether selected from the group consisting of hydroxy- 
terminated poly (£-caprolactone)*polyether or polycaprolactone. 

9. The sustained release dosage form of claim 8 wherein the polyether is a 
polycaprolactone which is epoxy-derivatized and activated. 

10. The sustained release dosage fonn of claim 1 wherein the biocompatible, 
biodegradable polymer is a naturally-derived polymer. 

11. The sustained release dosage form of claim 10 wherein the biocompatible, 
biodegradable polymer is a naturally-derived polymer selected from the group consisting 
of acacia, chitosan, gelatin, dextrans, albumins, and alginates/starch. 

12. The sustained release dosage form of claim 1 wherein the bioactive agent is at 
least me pharmaceutical agent 

13. The sustained release dosage form of claim 11 wherein the at least cme 
pharmaceodcal agent is a cardiovascular agent* 

14. The sustained release dosage form of daim 13 wherein die cardiovascular agent 
is selected from the group consisting of stimulators, inhibitors, antithrombins, calcium 
channel blocken, antitensin converting enzyme (ACE) inhibitors, immunosuppressants, 
fish wis, growth fector antagonists* cytoskeletal inhibitors, antiinflammatory agents, 
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thrombolydc agents, andproUferadves, genetic material suitable for the DNA or and- 
sense treatment of cardiovascular disease, protein kinase inhibitors, smooth muscle 
migradon and/or contracdon inhibitors, and nitric oxide-ieleasing compounds. 

15. The sustained release dosage form of claim 14 wherein the cardiovascular agent 
is a cytoskeletal inhibitor. 

16. The sustained rdease dosage form of claim IS wherdn die cytoskeletal agent is 
cytochalasin B. 

17. The sustained release dosage form of claim 12 wherein the bioacdve agent is an 
anticancer agent. 

18. The sustained release dosage form of claim 17 wherein the anticancer agent is 
selected from die group consisting of alkylating agents, antimetabolites, natural products 
(e.g., alkaloids), toxins, antibiotics, enzymes, biological response modifiers, 
hormones, antagonists, and genetic material suitable for the treatment of cancer. 

19. The sustained release dosage form of claim 12 wherein the bioactive agent is a 
pqitideor protein-based vaccine. 

20. The sustained rdease dosage form of claim 19 wherein the protein-based vaccine 
is Tetanus*Toxoid. 

21. The sustained release dosage form of claim 12 wherein the bioactive agent is a 
nucleic acid. 
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22. The sustained release dosage form of daim 21 wherdn the nucldc acid is DNA, 
RNA, or an oligonucleotide (sense or andsense) of DNA or RNA. 

23. The sustained rdease dosage form of claim 22 wherein the nucleic acid is an 
osteotropic gene or gene segment, or oligonucleotide. 

24. The sustained release dosage form of claim 23 wherein the osteotropic gene or 



gene segment is selected from the group consisting of bone morphogenic proteins (BMP2 
and 4 and others), transforming growth factor, such as TGF-j81-3, activin, 
phosphoproteins, osteonectin, osteopontin, bone sialoprotein, osteocalcin, vitamin-k 
dependent proteins, glycoproteins, and collagen (at least I and 11). 

25. The sustained release dosage form of claim 22 further including at least one 
osteoconducdve salt. 

26. The sustained release dosage form of claim 22 wherein the nucleic acid is suitable 
for the DNA or anti*sense treatment of cardiovascular disease and is selected from the 
group consisting of platdet-derived growth factor, transforming growth factors (alpha 
and beta), fibroblast growth factors (acidic and basic), angiotensin II, hcparin-binding 
epidermal growth factor-like molecules, Interleukin-l (alpha and beta), Interleukin-6, 
insulin-like growth factors, oncogenes, proUferating cell nuclear antigen, cell adhesion 
molecules, and platelet surface antigens. 

27. The sustained iclease dosage form of claim 22 wherdn the nucleic acid is an 
anticancer gene selected from the group consisting of tumor suppressor genes, cytokine- 
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producing genes, tumor necrosis factor er-cDNA, carcinoembryonic antigen gene, 
lypholdne gene, toxin-mediated gene therapy, and antisense RNA of E6 and E7 genes. 

28. The sustained vdease dosage form of claim 21 further including a protein to 
block nuclease activity. 

29. The sustained release dosage form of claim 1 wherein the surface modifying 
agent is selected from the group conasting of one or nuxre synthetic polymers, 
biopolymers, low molecular weight oligomers, natund products, and surfactants. 

30. The sustained release dosage form of claim 31 wherein the surface modifying 
agent is a synthetic polymer selected fiom the group consisting of carboxymethyl 
cellulose, cellulose, cellulose acetate, cellulose phthalate, polyethylene glycol, polyvinyl 
alcohol, hydroxypropylmethyl cellulose phthalate, hydroxypropyl cellulose, sodium or 
calcium salts of carboxymetiiyl cellulose, noncrystalline cellulose, polaxomers, 
poloxamines, dextrans, DEAE-dextxan, polyvinyl pyrolidone, polystyrene, and silicates. 

31 . The sustained release dosage form of daim 29 wherein the surfm modifying 
agent is a natural product selected from the group conusting of proteins, pqitides, sugar* 
containing compounds, and lipids. 

32. The sustained release dosage form of claim 31 wherein the natural product is a 
pqptide/piotein selected from the group consisting of acacia, gelatin, casein, albumins, 
myoglobins, hemoglobins, and fibrinogens. 
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33. The sustained release dosage fom of claim 31 wherdn the natural product is a 
sugar-containing compound selected from the group consisting of tragacanth, sorbitol, 
mannitol, polysaccharides, and pectin. 

34. The sustained release dosage fDrm of claim 31 wherein the natural product is a 
lipid selected from the group consisting of lecithin, phospholipids, cholesterol, beeswax, 
wool fat, sulfonated oils, and rosin soap. 

35. The sustained release dosage form of claim 29 wherein the surface modifying 
agent is a surfactant selected from the group consisting of non-ionic, anionic, and 
cationic surfiictants. 

36. The sustained xtlease dosage form of claim 35 wherein the surface modifying 
agent is a non-ionic surfactant selected from the group consisting of polyoxyethylene 
sorbitan fatty add esters, sorbitan fatty acid esters^ fatty alcohols, alkyi aryl polyether 
sulfonates, and dioctyl ester of sodium sulfonsuccinic acid. 

37. The sustained idease dosage form of claim 35 wherein the surface nuxlifying 
agent is an anionic surfactant selected from the group consisting of sodium dodecyl 
sulfate, sodium and potassium salts of fatty acids, polyoxyl stearate, polyyoxylethylene 
lauryl ether, sorbitan sesquioleate, triethanolamine, fatty acids, and glycerol esters of 
fatty acids. 

38. The sustained release dosage form of claim 35 wherein the surface modifying 
agent is a cationic surfactant selected from the group oonasting of didodecyldimediyl 
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ammonium bromide, cetyl trimethyl ammonium bromide, benzalkonium chloride, 
hexadecyl trimethyl ammonium chloride, dimethyldodecylaminopropane, N<etyl-N-ethyI 
morpholinium ethosulfole. 

39. The sustained release dosage form of claim 1 further including a suspending 
medium. 

40. The sustained release dosage form of claim 39 wherein the suspending medium is 
selected from the group consisting of disdlled water, normal saline, triglycerides, 
physiologic buffers, serum or serum/plasma protein constituents, and tissue culture 
media. 

41. The sustained release dosage form of claim 39 wherein the suspending medium 
gels after sqyplicadon to the region of injection. 

42. The sustained release dosage form of claim 41 wherein the suspending medium 
which gels is selected from the group consisting of poloxamers. Types I and II collagen 
or procollagen, hydrogels, cyanoacrylates, and fibrin glue. 

43. The sustained release dosage form of claim 41 in indmate combination with a 
bone filler selected from the group consisting of bone cement, dental adhetive, 
hydroxyqiatite, and bone ceramics. 

44. The sustained release dosage form of claim 1 further including an encapsulation 
for the nancq)ardcles. 
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Methods of Making 

hydrophobic agents 

45. A method of making a sustained release drug delivery system for hydrophobic 
bioactive agents comprising the steps of: 

(a) dissolving at least one biocompatible, biodegradable polymer in an organic 
solvent; 

(b) dissolving the bioactive agent(s) in an organic solvent, the combined polymer and 
bioactive agent-containing solutions comprising an organic phase; 

(c) adding the organic phase to an aqueous phase; 

(d) sonicating the combined organic phase and the aqueous solution at a temperature 
below the melting point of the polymer and at an energy sufficient to form a stable emulsion; 

(e) evaporating the organic solvent from the stable emulsion; and 

(f) separating resulting nanopaiticles from the remaining aqueous phase. 

46. The method of claim 45 wherein the aqueous phase is an aqueous solution of an 
emulsifying agent. 

47. The method of daim 46 wherein aqueous solution of an emulsifying agent has 
about 0J% to 10% w/v emulsifying agent, and prefierably about 1% to 3% w/v 
emulsifying agent. 

48. The metiiod of claim 45 wherein the emulsifying agent is selected from the group 
consisting of polyvinyl alcohol, polyoxycthylene sorbitan fatty acid esten, polyediylene 
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glycols, triethanolamine fatty add esters, sodium and potassium salts of fatty adds, 
sodium lauryl sulphate cellulose acetate. polaxomers» and <iuatemary ammonium 
compounds. 

49. The method of claim 45 comprising the further step of lyophiiizing the 
nanoparticles* 

50. The method of claim 49 wherdn the lyophiiizing step comprises subjecting the 
nanoparticles to temperatures on the order of -30*' C to -55*" C in a vacuum of 500 
millitorr or less for at least 24-48 hours. 

5 1 • The method of claim 49 further comprising the step of sterilizing the 

nanoparticles. 

52. The method of claim 51 wherein the step of sterilizing comprises subjecting the 
nanoparticles to a sterilizing radiation. 

53. The method of claim 45 wherdn, in the step of sonicating, the energy suffident 
to form a stable emulsion is in the range of 35*65 Watts. 

54. The method of claim 49 further comprising the step of modifying the surface of 
the resulting nanoparticles. 

55. The method of claim 54 wherdn the step of modifying the surface of the 
resulting nanoparticles comprises adsorbing at least one surface modifying agent to the 
nanopartides. 
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56. The method of claim 55 wherein the step of adsorbing comprises the steps of 
suspending the nanoparticles in a solution of the at least one surface modifying agent and 
freeze-drying the suspension to produce a coaling mi the nanoparticles. 

57. The method of claim 56 wherein the step of freeze-drying comprises lyophiiizing 
the nanoparticles in a lyc^hilizer at -30'' C to -55"* C in a vacuum of 500 millitorr or 
less for at least 24 to 48 houn. 

58. The method of claim 54 wherein the step of modifying the surface comprises 
epoxy-derivatization* 

59. The method of claim 58 wherein epoxy-derivatization comprises the steps of 
partially hydrolyzing die nanoparticles to create reactive groups on the surfoce; and 
contacting the hydrolyzed nanoparticles with a reactive multifunctional epoxide to form 
qx)xy-acdvated nanoparticles. 

60. The method of daim 59 wherein the reacdve groups are amino, anhydrides, 
carboxyl, hydroxyl, phenol, or sulfhydryl. 

61. The method of claim 58 wherein the reactive multifunctional epoxide is selected 
from the group consisting of 1,2-epoxides, l,2-pn>pylene oxides, butane and ethane di- 
glycidyl ethers, erythritol anhydride, polyfunctional polyglycerol polyglycidyl ethers, and 
qiichlortiydrin. 
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62. The method of claim 59 comprising the further step of reacting the epoxy- 
activated nanopaiticles with reactive groups on one or more bioactive agents and/or 
surface modifying agents. 

63. The method of claim 54 wherein the at least one sur^ modifying agent is 
selected from the group consisting of one or more synthedc polymers, biopolymers» low 
molecular weight oligomers, natural products, and surfactants. 

64. The method of claim 54 wherein the step of modifying the surface comprises 
incoiporating the at least one surface modifying agent in the polymer matrix. 

65. The method of claim 64 wherein the slep of incorporating the at least one surface 
modifying agent in the polymer matrix comprises using at least one biodegradable, 
biocompatible polymer in the organic phase which has a surface modifying property. 

66. The method of claim 65 wherein the biodegradable, biocompadble polymer is an 
epoxy-derivatized and activated polycaprolactonc. 

67. The method of claim 65 wherein the biodegradable, biocompatible polymer is a 
cyanoacrylate. 

hydrophBic agents 

68. A method of making a sustained release drug delivery system for hydrophilic 
bioactive agents comprising the steps of: 

(a) dissolving a biodegradable, biocompatible polymer in a nonpolar organic solvent; 
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(b) dissolving hydrophilic bioactive agent(s) in a semipolar organic solvent or a 
combination of a polar and semipolar solvent^ the combined polymer and bioactive agent- 
containing solutions comprising an organic phase; 

(c) adding the organic phase to an aqueous phase; 

(d> sonicating the combined organic phase and the aqueous solution at a temperature 
below the melting point of the polymer and at an energy sufficient to form a stable emulsion; 

(e) evaporating the organic solvent from the stable emulsion; and 

(f) sq>aiating resulting nanoparticles the remaining aqueous phase. 

69. The method of claim 68 wherein the aqueous phase is an aqueous solution of an 
emulsifying agent. 

70. The method of claim 68 wherein the organic phase further includes an agent to 
favor partitioning of the hydrophilic bioactive agent into the organic phase upon 
solidification of the resulting nanoparticles. 

71. The method of claim 70 wherein the agent to favor partitioning is selected from 
the group of covalent complexing agents, pH adjusting agents, lipids, and viscosity 
enhancers. 

72* The method of claim 71 wherein the agent to favor partitioning is a covalent 

complexing agent which is a fatty acid salt. 
73. The method of claim 71 wherein the agent to favor partitioning is a cationic or 

anionic lipid. 
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74. The method of daim 71 wherein the agent to fovor partitioning is a multivalent, 
polycationic agent. 

75. The method of claim 69 wherein the nonpolar organic solvent is selected ftom the 
group consisting of methylene chloride, chlorofonn, ethyl acetate, tetrahydrofuran, 
hexafluoroisopropanol, and hexafluoroacetone sesquihydrate. 

76. The method of claim 69 wherein the semipolar organic solvent is selected from 
the group consisting of dimethylacetamide, dimethylsulfoxide, dimethylformamide, 
dioxane, and acetone. 

77. The method of claim 69 comprising the further step of lyophilizing the 
nanoparticles. 

78. The method of claim 77 wherein the lyophilizing step comprises subjecting the 
nanoparticles to •60'' C under 100 millitorr vacuum for 48 hours. 

79. The method of claim 77 further comprising the step of sterilizing the 
nancqiarticles. 

80. The method of claim 79 wherein the step of sterilizing comprises subjecting the 
nanoparticles to a sterilizing radiation. 

81. The method of daim 69 wherein, in the step of scmicating, the energy sufficient 
form a stable emulsion is in the range of 3S-6S Watts. 

82. The method of claim 77 comprising the further step of modifying the surface of 
the resulting nanoparticles. 
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83. The method of daim 82 wherein the step of modifying the suiface of the 
resulting nanbpaiticles comprises adsorbing at least one surface modifying agent to the 
nanopartides. 

84. The method of claim 83 wherein the step of adsorbing comprises the steps of 
suspending the nanopartides in a solution of the at least one sur&ce modifying agent and 
freeze-drying the suspension to produce a coating on the nanopartides. 

85. The method of claim 82 wherein the step of modifying the surface comprises 
qx)xy-derivatization. 

86. The method of claim 8S comprising the further stq> of reacting the epoxy- 
activated nanopartides with reactive groups on one or more bioactive agents or surface 
modifying agents, which reactive groups may be amino, anhydrides, carboxyl, hydroxy!, 
phenol, or sulfhydryL 

87. The method of claim 82 wherein the step of modifying the surface comprises 
incorporating the at least one surfoce modifying agent in the polymer matrix. 
Protein/Peptide Agents 

88. A method of making a sustained release drug delivery system for water-soluble 
protdn/pqitide-contaiiiing bioactive agents comprising the steps of: 

(a) dissolving the water-soluble protein/peptide-containing bioactive agent in an 
aqueous solution to form a first aqueous phase; 

(b) dissolving the polymer in a nonpolar organic solvent; 



WO9d/20698 



PCr/l]S96/00476 



-136- 

(c) adding the first aqueous phase to the oi^anic polymer solution to form a primary 
emulsion; 

(d) emulsifying the primary emulsion into an aqueous solution of an emulsifying 
agent to form a water-in-oil-in*water emulsion; 

(e) evaporating the organic solvent from the water-in-oil-in-watcr emulsion; and 

(f) sqarating resulting nanopartides the remaining aqueous phase. 

89. The method of claim 88 comprising the further step of lyophilizing the 
nanopartides. 

90. The method of claim 88 wherein stq> (c) comprises sonicating the protein- 
containing aqueous solution and the organic solution witii energy sufficient to form a 
stable primary emulsion. 

91. The method of claim 88 wherein the aqueous solution of an emulsifying agent is 
an aqueous solution of an emulsifying agent for making water-in-oil emulsions selected 
from the group consisting of sorbitan esten of fatty adds» fatty alcohols, fatty acids, and 
glycerol esters of fatty adds. 

92. The method of claim 88 wherein the aqueous solution of an emulsifying agent is 
an aqueous solution of an emulsifying agent for making oil-in-water emulsions selected 
from the group consisting of polyoxyethylene ethers of fatty alcohols, polyoxyl fatty acid 
esters, polyoxyethylene glycols of fatty adds. 
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93. The method of claim 88 wherein the water*soluble protein-containing bioactive 
agent is a nucleic add selected from the group consisting of DNA, RNA, or an 
oligonucleotide (sense or antisense) of DNA or RNA. 

94. The method of claim 93 wherein the water-soluble protein-containing bioactive 
agent is nuclease-free DNA. 

95. The method of claim 94 wherein the aqueous solution is nuclease-free and/or 
includes a calcium complexing agent. 

96. The method of claim 95 wherein the aqueous solution is a buffer selected from 
the group of Tris-EDTA, dithi2one» nitrolotriacetic acid, dtiates, oxalates, tartrates, and 
dimercaproi. 

97. The method of claim 93 further comprising the stq> of modifying the surface of 
the resulting nanoparticles. 

98. The method of claim 89 wherein the step of modifying the surface of the 
resulting nanoparticles comprises adsorbing at least one surface modifying agent to the 
nanoparticles. 

99. The method of claim 98 wherein the step of adsorbing comprises the steps of 
suspending the nanoparticles in a solution of the at least one surface modifying agent and 
freeze-drying the suspension to produce a coating on the nanoparticles. 

100. The method of claim 89 wherdn the step of modifying the surface comprises 
qx)xy-derivatizadon. 
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101. The method of claim 89 epoxy-derivattzation comprises the steps of partially 
hydiolyzing the nanoparticles to create reactive groups on the surface; and contacting 
the hydrolyzed nanoparticles with a reactive multifunctional q)oxide to form qxixy- 
activated nanoparticles. 

102. The method of claim 101 comprising the further step of reacting the epoxy* 
activated nanoparticles with reactive groups on one or more bioactive agents and/or 
surface modifying agents. 

103. The method of claim 89 wherein the stq> of modifying die surface comprises 
incorporating the at feast one sur&oe modifying agent in the polymer matrix. 

Epoxy-Derivatization Method 

104. A method of modifying the surface of a polymer of the type having a reactive end 
group, the method comprising the steps of: 

contacting the polymer with a multifunctional qx>xide compound in the presence of a 
catalyst to form an qxnude-coupled polymer; and 

reacting the qx)xide-coupled polymer with a bioactive agent having at least one 
functional group thereon which reacts with qx>xide groups to covalenUy link the bioactive agent 
to the polymer. 

IQS. The method of claim 104 wherein the polymer has at least one reactive end group 

selected from the group consisting of amino» anhydrides, carboxyl, hydroxyl, phenol, or 
sulfhydryL 
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106. The method of claim 105 wherein the polymer is selected from the group 
consisting of polyesters, such as polylactide, polyglycolides, polylactic polyglycolic 
copolymeft and polycqmlactone. 

107. The method of claim 106 wherein the polymer is a poly-lactide-co-poly-glycolide. 
108. . The method of claim 104 wherein the polymer is at least partially hydrolyzed 

prior to contacting the polymer with the multifunctional epoxide compound. 

109. Hie method of claim 104 wherein the epoxide compound is an epoxide, a 
polyepoxide compounds, or an epoxy itsin. 

110. The method of claim 109 wherein the epoxide compound is selected from the 
group consisting of 1,2-epoxides, 1,2-propylene oxides, butane and ethane di-glycidyl 
ethers, erythritol anhydride, polyfuncdonal polyglycerol polyglycidyl ethers, and 
epichlortiydrin. 

111. The method of claim 104 wherein the catalyst is selected from the group 
consisting of tertiary amines, guanidtne, imidazole, boron trifluoride adducts, such as 
boron trifluoride-monoethylamine, trace metals, bisphosphonates, and ammonium 
complexes of the type PhNHj + AsF^.. 

112. The method of claim 104 wherein the catalyst is suitable for photoinitiation. 

1 13. The method of claim 1 12 wherein the catalyst is selected from the group 
conasting of titanium tetrachloride and ferrocene, droonocene chloride, carbon 
tetrabromides and iodoform. 111. 
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1 14. The method of claim 104 wherein the bioactive agent has at least one leactive end 

group selected from the group consisting of amino, anhydrides, carboxyl, hydroxy!, 
phenol, or sulfhydryl. 

Method of MakiDg PCL-Embodlments 

1 IS. A method of making block copolymers having hydrophilic and hydrophobic 

segments, the method comprising the steps of: 

(a) dissolving a first polymer-diol in an organic solvent; 

(b) adding a multifunctional epoxide in excess to the dissolved first polymer*diol so 
that one of the epoxide groups of the multifunctional epoxide reacts with hydroxy! groups on the 
ends of the first polymer-diol to form an epoxide end-capped fint polymer (block A); 

(c) adding an excess of a second polymer-diol (block B) to the epoxide end-csq)ped 
first polymer block A to form a hydroxyl-terminated BAB-type triblock copolymer. 

1 16. The method of daim IIS wherein there is provided the further stq> of expanding 
the molecular weight of a polymer-diol, prior to use in step (a), by reacting an excess of 
the polymer-diol with a polyfiinctional epoxide. 

117. The method of claim 1 IS wherrin the multifunctional epoxide is selected from the 
group consisting of 1,2-epoxides, 1,2-propylene oxides, butane and ethane di-glyddyl 
ethers, erythritol anhydride, polyfunctional polyglycerol polyglyddyl ethers, and 
epichlorhydrin. 
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1 18. The method of claim 1 15 wherein the fint polymer-diol is a hydrophobic 
polymer-diol. 

119. The method of claim 118 wherein the hydrophobic polymer-diol is selected from 
the group consisting of polycaprolactone, polylacddes, polyglycolides, and polylactic- 
polyglycolic add copolymer. 

120. The method of claim 1 15 wherein the second polymer-diol is a hydrophilic 
polymer-diol. 

121. The method of claim 120 wherein the hydrophilic polymernliol is selected from 
the group consisting of polyethylene glycol, polaxomers» and poly(prcq>ylene oxide). 

122. The method of claim 1 15 wherein the first polymer-diol is a hydrophilic polymer- 
dioL 

123. The method of claim 122 wherein the second polymer-diol is a hydrophobic 
polymer-diol. 

124. The method of claim 1 15 comprising the further step of reacting the BAB-type 
triblock ccq>olymer with a muldfiinctional epoxide to fom an epoxide end-capped BAB- 
type triblock copolymer. 

125. The method of claim 124 compriang the further step of reacting the epoxide end- 
capped BAB-type triblock copolymer with a bioactive agent having at least one 
functional group thereon which reacts with epoxide groups to covalently attach the 
bioacdve agent to the epoxide end-capped BAB-type triblock copolymer. 
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126. The method of claim 115 wherein steps (b) and (c) are repeated to form 
multiblock copolymers. 

127. The method of claim 126 comprising the further step of reacting the multiblock 
copolymer with a multifunctional epoxide to form an qxixide end-capped muldblock 
polymer. 

128. The method of claim 127 wherein the reactive multiblock polymer is washed or 
reacted to block further epoxide reactivity. 

Composition daims to Multiblock Copolymers 

129. Multiblock copolymers having hydrophobic and hydrophilic segments connected 
by epoxy linkages and being hydroxy*terminated or epoxide-terminated and having a 
molecular weight between about 6,000 to 100,000 as measured by gel permeation 
chromatography and intrinsic viscosity. 

130. The multiblock cppolym^ of claim 129 wherein the hydrophobic segment is 
selected from the group consisting of polycaprolactone, polylactides, polyglycolides, 
polylactic-pcriyglycolic add copolymer, biodegradable polyurethanes. polyanhydridesi 
and polyamino adds. 

131. The multiblock copolymer of claim 129 wherein the hydrophilic segment is a 
poly^her sdected from the group consisting of polyethylene glycol, polaxomers, and 
poly(propylene oxide). 



wo 96/20698 



PCr/US96A>0476 



-143- 

132. The polymers of claim 129 which are ABA» BAB, multiblock (AB), or (BA). 
type polymers, and combinations thereof, wherein the A block is polycaprolactone and 
the B block is selected from the group consisting of polyethylene glycol, poloxamers, 
and poly(propylene oxide). 

133. . The polymers of claim 129 wherein a hydrophobic and/or hydrophilic segment is 
expanded, i.e., multiple molecules are linked together by epoxy linkages. 

134. Hydroxy-terminated poly (ecaprolactone)-polyether polymers having alternating 
hydrophobic polycs^lactone segments and hydrophilic polyether s^ments connected by 
qx>xy linkages. 

135. The block copolymer which is HO-PEG-EX252-PCL-EX252-PCL-EX252-PEG- 
OH. 

136. The block copolymer which is HOF68-EX2S2-PCL-EX252-PCL-F68-OH. 

137. The block copolymer which is HO-PCL-EX252-F68-EX252-PCL-OH. 

138. The block copolymer which is HO-PCL«EX252-PEG-EX2S2-PCL-OH. 

139. The block copolymer which is HO-PCL-EX252-PPO-EX252-PCL.OH. 

140. The multiblock copolymer of claim 125 comprising a nanoparticle. 
Methods of Use Embodimaits 

Restenosb 

141 . A method of preventing restenosis following vascular damage as a result of an 
interventional procedure or disease: 
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injecting nanopartides comprising a biocompatible^ biod^iadable polymer core having 
an average diameter of less than about 300 nm, the nanopartides having associated or 
incoiporated theiewidi at least one bioactive agent and/or at least one surfoce modifying agent, 
under pressure into the wall of the vessel fncceding, during, or subsequent to the damaging 
interventional procedure. 

142. The method of preventing itstenoas of daim 141 Mrherein the pressure is at least 
1 atm and prefierably between 3-6 atm. 

143. The method of preventing restenosis of claim 141 wherein the step of injecting is 
accomplished with a catheter. 

144. The m^od of preventing restenosb of claim 141 comprising the further step of 
indudng an osmotic shock to the wall of the vessel with a hypertonic solution prior to or 
contemporaneously with the step of injecting nanopartides. 

145. The method of preventing restenosis of claim 141 wherein the biocompatible, 
biodegradable polymer is a synthetic polymer sdected from the group consisting of 
polyesters^ polyethers, polyanhydrides, polyalkylcyanoacrylates, polyacrylamides, 
poly(ortboester5), polyphoqihazeiies» polyamino adds, and biodegradable polyurethanes. 

146. The method of preventing restenosis of daim 141 wberdn the biocompatible, 
biodegradable polymer is a naturally-derived polymer sdected from the group consisting 
of acacia, chitosan, gdadn, dextrans, albumins, and alginates/starch. 
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147. The method of claim 141 wherein the bioactive agent is selected from the group 

consisting of smooth muscle inhibitors, recqitor blockers for contractile agonist, 
inhibitors of the sodium/hydrogen antiporter, protease inhibitors, nitrovasodilators, 
phosphodiesterase inhibitors, phenothiaaones, growth factor receptor antagonists, anti- 
mitotic agents, immunosuppressive agents, antisense oligonucleotides, and protein kinase 
inhibitors. 

148* The method of preventing restenosis of claim 147 wherein the bioactive agent is a 

cytochalasin. 

149. The method of preventing restenosis of claim 141 wherein the nanoparticles 
further includes at least one surface modifier. 

150. The method of preventing restenosis of claim 149 the surface modifier is selected 
from the group consisting of the surfiace modifying agent is selected from the group 
consisting of one or more synthetic polymers, biopolymers, low molecular weight 
oligomers, natural products, and surfactants. 

151. The method of preventing restenosis of daim 150 wherein the surface modifier is 

fibrinogen and/or DMAB. 

152. The method of preventing restenosis of claim 141 wherein the nanoparticles are 
suspended in a suspending media suitable for intravascular administration in a 
concentration range from about 0. 1 mg/ml or less to 300 mg/ml, and preferably in tiie 
range of 5 to 30 mg/ml. 
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Bone Therapy 

153. A method of transferring a nucleic acid segment into bone progenitor cells 
comprising: injectuig into a tissue site having bone progenitor cells nucleic add- 
containing nanoparticles, the nanqiarticles comprising a biocompatible, biodegradable 
polymer core having an average diameter of less than about 300 nm, and having 
assoc i a t ed or incorporated therewith at least one nucleic add and/or at least one surface 
modifying agent. 

154. The method of claim 153 wherein the nuddc add is an osteotropic gene or gene 
segment sdected from the group consisting of bone moiphogenic protdns (BMP2 and 4 
and others), phosphoprotdns, osteonectin, osteopontin, bone sialoprotein, vitamin-k 
dependent protdns, glycoproteins, and collagen (at least I and 11)* 

155. The method of claim 153 wherein the surface modifying agent is selected from 
the group consisting of one or more synthetic polymers, biopolymers, low molecular 
wdght oligomers, natural products, and surfactants. 

156. The method of claim 153 wherein the injected nanoparticles are carried in a 
suspending medium gels after application to the region of injection. 

157. The method of claim 156 wherdn the suspending medium which gds is selected 
from the group consisting of poloxamers. Type I collagen or procollagen, hydrogels, 
cyanoacrylates, and fibrin glue. 
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158. The method of daim 1S6 wherein the suspending medium further includes at least 

one osteoconductive salt. 
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